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LUBRICANTS  FOR  HYDRAULIC  STRUCTURES 


PART  I:  INTRODUCTION 


Background 


1.  US  Army  Corps  of  Engineers  field  installations  continually  ask 
questions  about  lubricants  for  Civil  Works  hydraulic  structures.  Uniform 
guidance  regarding  the  specification  and  use  of  lubricating  oils  and  greases 
is  not  available.  Several  districts  indicate  poor  performance  of  given 
lubricants  and  concern  about  the  compatibility  of  alteinate  Lu^^ricants . 
Synthetic  lubricants  are  being  marketed  more  extensively  in  recent  years  and 
Corps  installations  are  questioning  the  advisability  of  switching  to  more 
expensive  synthetic  lubricants.  In  . nsponse  to  these  concerns,  a  program  was 
developed  to  provide  guidance  for  lubricating  Corps  hydraulic  structures. 


Objective 


2.  The  objective  of  the  work  was  to  determine  the  Corps'  lubrication 
practices  and  problems  in  the  areas  of  lubricating  oils  and  greases  and 
insulating  oils,  and  provide  guidance  to  meet  the  needs. 


3.  Phase  I  of  the  program  was  directed  toward  learning  what  lubricants 
were  being  used  by  the  Corps  and  what  type  of  equipment  was  being  lubricated. 
To  accomplish  this,  a  survey  was  sent  to  all  Corps  installations  having 
hydraulic  structures.  The  survey  requested  that  installations  supply  photo¬ 
copies  of  the  two  engineering  forms  (ENG  2A68  and  ENG  2469)  required  by  the 
Project  Operation  Maintenance  Guide,  ER  1130-2-303.  Information  on  any  onsite 
lubricant  evaluations  or  test  programs  which  may  have  been  conducted  by  the 
installation  as  well  as  point  of  contact  for  further  coordination  was  also 
requested . 

4.  Phase  II  consisted  of  (1)  reviewing  the  survey  responses  regarding 
the  type  of  lubricants  used  and  the  machinery  lubricated,  (2)  contacting 


equipment  manufacturers  and  lubricant  producers  regarding  lubrication  needs, 
providing  state-of-the-art  information  to  aid  field  installations  in  obtaining 
appropriate  lubricants,  and  (3)  addressing  any  specific  problems  indicated  by 
the  responses  to  the  survey. 


5.  Motor  oils  are  not  considered  and  maintenance  procedures  are  not 
discussed.  General  discussions  on  the  nature  and  production  of  lubricants  are 
given  only  for  background  knowledge  to  assist  in  lubricant  selection.  Since 
these  subjects  cover  an  extensive  array  of  knowledge,  only  those  points  useful 
in  lubricant  selection  are  given.  Detailed  information  and  instructions  for 
product  selection  are  provided. 
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PAK r  1 1 : 


I.UHRICATION  PRINCIPLKS 


Friction 


6.  Friction  is  the  resistance  to  relative  motion  between  two  surfaces  in 
contact.  Two  general  cases  occur:  sliding  friction  and  rolling  frirricn. 

7.  Sliding  friction  is  best  demonstrated  by  imagining  a  brick  on  a  flat 
surface  (Figure  1).  If  force  is  applied  horizontally,  the  brick  will  not  move 
until  the  force  is  great  enough  to  set  it  in  motion.  This  force  is  equal  to 
the  resistance  at  the  instant  motion  begins  and  is  callea  the  frictional 
force . 


Figure  1.  Force  F  acting  on  a  body  with  load  L 

8.  Three  laws  govern  the  relation  between  the  frictional  force  and  the 
load  or  weight  (L)  of  the  sliding  object.  The  first  law  says  that  the  ratio 
F/L  remains  constant  and  is  independent  of  contact  area.  No  matter  which  face 
of  the  brick  in  Figure  1  is  in  contact  with  the  surface,  the  ratio  F/L  remains 
the  same.  The  ratio  F/L  is  called  the  coefficient  of  friction  and  may  be 
symbolized  f  =  F/L. 

9.  A  second  law  states  F  is  proportional  to  L.  If  two  objects  of  equal 
weight  are  placed  one  above  the  other  on  a  flat  surface  to  double  the  weight, 
the  force  required  to  move  the  combined  load  would  also  be  doubled.  This 
means  that  f,  the  coefficient  of  friction,  remains  constant  and  is  independent 
of  load. 
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10.  A  third  law  states  that  the  force  required  to  keep  a  body  in  motion 
is  the  same  regardless  of  the  speed.  In  other  words,  F  is  independent  of 
speed  and  the  coefficient  of  friction  is  also  independent  of  speed.  The  third 
law  implies  that  the  force  required  to  put  the  body  in  motion  is  the  same  as 
the  force  required  to  keep  it  in  motion.  This  is  not  true.  Once  in  motion, 
the  force  required  to  maintain  motion  is  less  than  the  force  required  to 
initiate  motion.  However,  once  in  motion,  there  is  some  dependency  on 
velocity.  These  facts  lead  to  two  categories  of  friction.  Static  friction  is 
the  force  required  to  initiate  motion  (Fg)  and  kinetic  or  dynamic  friction  is 
the  force  required  to  maintain  motion 

11.  The  coefficient  of  friction  depends  on  the  type  of  material.  The 
coefficient  for  copper  is  different  from  that  of  a  bearing  alloy  or  steel. 
However,  it  is  less  dependent  on  the  roughness  of  the  contacting  surfaces  than 
one  might  imagine.  Regardless  of  how  smooth  a  surface  may  appear,  it  is 
composed  of  small  irregularities  or  asperities.  Early  researchers  supposed 
that  dragging  the  contacting  points  of  one  surface  up  and  over  those  of 
another  surface  constituted  the  frictional  force.  (In  Figure  2,  a  force  is 
required  to  drag  point  A  over  point  B.)  In  cases  where  a  surface  is  extremely 
rough,  the  contacting  points  do  play  a  role,  but  when  the  surface  is  fairly 
smooth,  the  points  have  a  very  modest  effect. 

^2.  However,  real  surface  area  is  much  more  important  than  apparent 
smoothness.  Real  or  true  surface  area  refers  to  the  area  of  the  points  that 
are  in  contact  with  one  another.  This  area  is  much  less  than  the  apparent 
geometric  area.  Figure  3  illustrates  this  relationship.  Points  A,  B,  C,  and 
D  represent  the  true  area  of  contact. 


Figure  2.  Section  of  a  sliding  surface 
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Figure  3.  True  surface  area  at  points  A,  B,  C  and  D 

13.  Adhesion,  which  occurs  at  the  points  of  contact,  is  also  more  impor¬ 
tant  than  apparent  smoothness.  The  term  adhesion,  as  used  here,  refers  to  the 
welding  effect  that  occurs  when  two  bodies  are  compressed  against  each  other 
and  is  more  commonly  referred  to  as  cold  welding.  It  arises  from  pressure 
rather  than  heat  which  is  associated  with  w( Iding  in  the  more  familiar  sense. 

A  shearing  force  is  required  to  separate  the  bonded  surfaces. 

14.  The  objective  of  lubrication  is  to  reduce  friction  by  introducing  a 
material  with  a  low  shear  strength  or  coefficient  of  friction  between  the 
wearing  surfaces.  Nature  provides  such  materials  in  the  form  of  oxides  and 
other  contaminants  but  the  reduction  in  friction  due  to  their  presence  is 
insufficient  for  machinery  operation.  However,  the  coefficient  of  friction  is 
much  lower  than  it  would  be  for  clean  metal. 

15.  In  such  cases,  a  second  relationship  is  often  used  to  define  the 
coefficient  of  friction;  f  =  S/P,  where  S  is  the  shear  strength  of  the 
material  and  P  is  pressure  (or  force)  contributing  to  compression.  From  this 
relationship,  it  is  apparent  that  the  coefficient  of  friction  is  a  function  of 
the  force  required  to  shear  a  material. 

16.  Sliding  motion  appears  to  be  smooth  but  is  actually  jerky  or  inter¬ 
mittent  because  the  object  slows  during  shear  periods  and  accelerates  follow¬ 
ing  the  shear.  After  acceleration,  another  set  of  shearing  obstacles  are  met 
and  the  process  is  repeated.  During  shear  periods,  F^  controls  the  speed. 

Once  shearing  is  completed,  Fj^  controls  the  speed  and  the  object  accelerates. 

In  well-lubricated  machinery  operated  at  the  proper  speed,  this  effect  is 
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insignificant.  However,  under  special  circumstances,  this  motion  is  respon¬ 
sible  for  the  squeaking  r  chatter  sometimes  heard  in  machine  operation. 
Machines  that  operate  over  long  sliding  surfaces,  such  as  the  ways  of  a  lathe, 
are  subject  to  this  effect  which  is  referred  to  as  "stick-slip."  Lubricants 
with  additives  to  make  greater  than  are  used  to  overcome  this  effect. 

17.  Rolling  friction  is  also  important.  Experience  shows  that  much  less 
force  is  required  to  roll  an  object  than  to  slide  or  drag  it.  Nonetheless, 
force  is  required  to  initiate  and  maintain  rolling  motion.  Consequently, 
there  must  be  a  definite  although  small  amount  of  friction  involved.  The 
precise  manner  in  which  rolling  friction  occurs  is  beyond  the  scope  of  this 
work.  However,  the  following  generalizations  will  help  to  understand  rolling 
friction. 

18.  Theoretically,  a  rolling  sphere  or  cylinder  should  make  contact  with 
a  flat  surface  at  a  single  point  or  along  a  line  (in  the  case  of  a  cylinder). 

In  reality,  the  area  of  contact  is  slightly  larger  than  a  point  or  Line  and  is 
formed  by  elastic  deformation  of  either  the  rolling  object  or  the  flat 
surface,  or  both.  Much  of  the  friction  is  attributed  to  elastic  hysteresis. 

If  an  object  were  perfectly  elastic,  it  would  spring  back  immediately  after 
relaxation  of  the  deformation,  but  this  is  not  usually  the  case.  A  small  but 
definite  amount  of  time  is  required  to  restore  the  original  shape.  As  a 
result,  energy  is  not  entirely  returned  to  the  object  or  surface.  It  is 
retained  and  converted  to  heat.  The  force  which  supplies  chat  energy  is,  in 
part,  the  rolling  frictional  force. 

19.  A  certain  amount  of  slippage  (which  is  the  equivalent  of  sliding 
friction)  is  involved  in  rolling  friction.  If  the  friction  of  an  unhoused 
rolling  object  is  measured,  slippage  plays  only  a  very  small  part.  However, 
in  practical  applications  such  as  a  hous'^d  ball  or  roller  bearing,  some 
slippage  occurs  and  contributes  to  rolling  friction.  Disregarding  slippage, 
rolling  friction  is  very  small  compared  to  sliding  friction. 

20.  Although  laws  for  sliding  friction  cannot  be  applied  to  rolling 
bodies  in  equally  quantitative  terms,  the  following  generalities  can  be  given: 

a.  The  frictional  force  can  be  expressed  as  a  fractional  power  of 
the  load  times  a  constant  (F  -  kL*)  but  the  constant  (k)  and 
the  power  (x)  must  be  determined  experimentally. 
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b.  The  frictional  force  is  an  inverse  function  of  the  radius  of 
curvature.  As  the  radius  increases,  the  frictional  force 
decreases . 

c.  The  frictional  force  decreases  as  the  smoothness  or  the  rolling 
element  improves. 

d.  The  static  frictional  force  (Pg)  is  much  greater  than  the 
kinetic  force 

Wear 

21.  Friction  creates  heat  and  causes  wear.  Because  heat  generation  due 
to  friction  is  so  common,  it  will  not  be  discussed  here.  However,  wear 
deserves  some  consideration. 

22.  Wear  removes  material  from  working  surfaces.  Although  it  is  an 
inescapable  process,  it  can  be  reduced  by  appropriate  machinery  design, 
precision  machining,  proper  maintenance,  and  proper  lubrication. 

Ordinarily,  wear  is  thought  of  only  in  terms  of  abrasive  wear  occurring  in 
connection  with  sliding  motion  and  friction.  Hov’ever,  wear  can  also  be  the 
result  of  adhesion,  corrosion,  or  fatigue. 

23.  Abrasive  wear  occurs  when  one  wearing  surface  cuts  into  and  plows 
out  a  small  portion  of  the  other.  Dust  and  dirt  between  wearing  surfaces 
contribute  to  abrasive  wear. 

24.  Adhesive  wear  occurs  when  points  of  contact  (which  constitute  the 
true  area  of  wear)  undergo  adhesion.  Although  shearing  often  occurs  along 
the  plane  where  adhesion  took  place,  it  also  occurs  as  shown  in  Figure  4. 


MOTION - 

ADHESION  PLANE 

SHEAR  PLANE 

\  1  / 

Vi—y 

^ ^ 

0.  Approaching  hi^  <  oolnt 

b.  Cold  wolding 

c.  Shaorlng 

F'g'i.-  4.  Shearing  of  a  welded  junction 


Presumably,  shearing  occurs  through  the  weakest  section,  which  is  not  neces¬ 
sarily  at  the  adhesion  plane.  In  many  cases,  shearing  occurs  in  the  softer 
material,  but  such  a  comparison  is  based  on  shear  tests  of  relatively  large 
pure  samples.  The  adhesion  junctions,  on  the  other  hand,  are  very  small 
spots  of  weakness  or  impurity  that  would  be  insignificant  in  a  large 
specimen  but  in  practice  may  be  sufficient  to  permit  shearing  through  the 
harder  material.  Investigations  have  shown  that  both  faces  of  wearing 
surfaces  of  different  hardness  contain  traces  of  material  from  the  other 
face  (Bowden  1967)'".  Theoretically,  this  type  cf  wear  does  not  remove 
material  but  merely  transfers  it  between  wearing  surfaces.  However,  the 
transferred  material  is  often  loosely  deposited  and  eventually  flakes  away 
in  microscopic  particles. 

25.  Corrosive  wear  occurs  when  a  chemical  reaction  occurs  on  either 
wearing  surface.  The  most  common  form  of  corrosion  is  due  to  a  reaction 
between  the  metal  and  oxygen,  but  other  chemicals  could  he  responsible  if 
present.  Corrosion  products  (usually  oxides)  have  shear  strengths  that 
differ  from  those  of  the  metals  of  the  wearing  surfaces  from  which  they  were 
formed.  They  tend  to  flake  away,  resulting  in  pitting  of  wearing 
surfaces.  Ball  and  roller  bearings  depend  on  extremely  smooth  surfaces  to 
reduce  frictional  effects.  Corrosive  pitting  is  especially  detrimental  to 
these  bearings. 

26.  Metal  fatigue  is  demonstrated  by  bending  a  piece  of  metal  wire  back 
and  forth  until  it  breaks.  Whenever  a  metal  shape  is  deformed  many  times, 

it  eventually  fails.  A  different  type  of  deformation  occurs  when  a  ball 
bearing  under  a  load  rolls  along  its  race.  The  bearing  is  flattened 
somewhat  and  the  edges  of  contact  are  extended  outward.  This  repeated 
flexing  eventually  results  in  microscopic  flakes  being  removed  from  the 
bearing.  Fatigue  wear  also  occurs  during  sliding  motion. 

27.  Not  all  wear  is  considered  detrimental.  During  the  break-in  period 
of  new  machinery,  friction  wears  down  working  surface  irregularities  and 
redistributes  the  material. 


*Bowden,  F.P.  1967.  Friction  and  Lubrication,  Methuen  and  Co.,  London. 
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viscosity 

28.  Viscosity  is  a  property  of  fluids.  It  is  defined  as  shear  stress 
divided  by  shear  rate  and  is  regarded  as  a  measure  of  the  resistance  to  a 
shearing  force.  A  fluid  with  high  viscosity  does  not  flow  easily  and 
require:  more  force  in  a  given  unit  of  time  for  shearing.  Fluids  with  low 
viscosity  flow  easily  and  require  less  force. 

29.  When  viscosity  is  determined  by  directly  measuring  shear  stress  and 
shear  rate,  it  is  expressed  in  centipoise  (cP)  and  is  referred  to  as  the 
absolute  viscosity  or  dynamic  viscosity. 

30.  In  the  oil  industry,  it  is  more  common  to  use  kinematic  viscosity 
which  is  the  absolute  viscosity  divided  by  the  density  of  the  oil  being 
tested.  Kinematic  viscosity  is  expressed  in  centistokes  (cSt).  Viscosity 
in  centistokes  is  conventionally  given  at  two  standard  temperatures:  104 
and  212“  F  (40  and  100“  C). 

31.  In  many  cases,  the  viscosity  of  an  oil  is  not  determined  by 
measuring  shear  stress  and  shear  rate  directly.  Instead,  the  time  required 
for  an  oil  to  flow  through  a  standard  orifice  at  a  standard  temperature  is 
used.  Viscosity  is  then  expressed  in  SUS  (Saybolt  Universal  Seconds).  SUS 
viscosities  are  also  conventionally  given  at  two  standard  temperatures:  100 
and  210“  F  (37  and  98“  C). 

32.  Professional  societies  classify  oils  by  viscosity  ranges  or 
grades.  The  most  common  systems  are  those  of  the  SAE  (Society  of  Automotive 
Engineers),  the  AGMA  (American  Gear  Manufacturers  Association),  the  ISO 
(International  Standards  Organization),  and  the  ASTM  (American  Society  for 
Testing  and  Materials).  Other  systems  are  used  in  special  circumstances. 

33.  This  variety  of  grading  systems  can  be  confusing.  A  specification 
giving  the  type  of  oil  to  be  used  might  identify  an  oil  in  terms  of  its  AGMA 
grade,  for  example,  but  an  oil  producer  may  give  the  viscosity  in  terms  of 
cSt  or  SUS.  Conversion  tables  for  the  various  grading  systems  are  gi'’en  in 
Appendix  A.  Conversion  between  cSt  and  SUS  viscosities  at  standard  tempera¬ 
tures  can  also  be  obtained  from  ASTM  D  2161. 

34.  Ordinarily,  fluid  lubricants  are  oils.  The  viscosity  of  oil  varies 
inversely  with  its  temperature.  As  temperature  increases,  oil  viscosity 
decreases  and  when  temperature  decreases,  oil  viscosity  increases.  Oils 
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also  vary  in  the  extent  to  which  their  viscosity  changes  with 
temperatures.  For  some  temperature  range,  say  0  to  100°  F  (-18  to  37°  C), 
one  oil  may  change  considerably  more  than  another.  A  measure  of  this 
tendency  has  been  devised  and  is  called  the  viscosity  index  (VI).  The 
higher  the  VI,  the  less  the  viscosity  will  change  over  a  given  temperature 
range.  The  lower  the  VI,  the  more  the  viscosity  will  change.  An  oil  with  a 
VI  of  95  to  100  would  change  less  than  one  with  a  VI  of  80.  Proper 
selection  of  petroleum  stocks  and  additives  can  produce  oils  with  a  very 
good  VI  (see  Part  III). 

Objectives  in  Lubrication 

35.  The  fundamental  principle  of  lubrication  is  to  interject  a  material 
with  a  lower  shear  strength  (or  coefficient  of  friction)  between  wearing 
surfaces  that  have  a  relatively  high  coefficient  of  friction.  In  effect,  the 
wearing  surfaces  are  replaced  by  a  material  with  a  more  desirable  coefficient 
of  friction.  A  material  used  to  reduce  friction  in  this  way  is  a  lubricant. 
Liquids,  solids,  and  even  gases  can  be  used  as  lubricants.  Industrial  machin¬ 
ery  ordinarily  uses  oil  or  grease,  but  solid  additives  such  as  molybdenum 
disulfide  or  graphite  may  be  included  when  loading  is  heavy.  In  special 
cases,  wearing  surfaces  are  plated  with  a  different  metal  to  reduce  friction. 

36.  The  ultimate  goal  of  lubrication  is  to  reduce  heat  and  wear  to 
negligible  or  acceptable  levels.  Since  both  heat  and  wear  are  associated 
with  friction,  they  can  be  reduced  by  reducing  the  coefficient  of  friction. 
Lubricants  may  also  be  used  to  reduce  oxidation  and  prevent  rust.  However, 
all  such  functions  ultimately  contribute  to  reducing  heat  and  wear. 

Hydrodynamic  Lubrication 

37.  In  hydrodynamic  lubrication,  wearing  surfaces  are  completely 
separated  by  a  film  of  oil.  A  good  example  of  this  type  of  lubrication  is 
provided  by  a  loaded  plate  riding  on  a  flat  surface  (Figure  5).  Before 
motion  takes  place,  the  loaded  plate  rests  on  the  supporting  surface.  As 
the  plate  is  put  in  motion,  it  meets  a  certain  amount  of  resistance  or 
opposing  force  due  to  viscosity  of  the  oil.  This  causes  the  leading  edge  to 


OIL  WEDGE 
SUPPORT  SURFACE 


Figure  5.  Hydrodynamic  lubrication. 

lift  slightly  and  allow  a  small  amount  of  oil  to  come  between  the  plate  and 
supporting  surface.  As  velocity  increases,  the  wedge-shaped  oil  film 
increases  in  thickness  until  constant  velocity  is  attained.  A  similar 
phenomenon  is  witnessed  when  someone  water  skies.  When  the  velocity  is 
constant,  oil  entering  under  the  front  edge  equals  the  amount  passing  outward 
from  the  trailing  edge.  For  the  loaded  plate  to  remain  above  the  supporting 
surface  there  must  be  an  upward  pressure  that  equals  the  load.  Large  thrust 
bearings,  such  as  those  found  in  generators  at  hydroelectric  plants,  operate 
under  this  principle.  However,  the  design  must  allow  the  plates  to  lift  and 
tilt  properly  and  provide  sufficient  area  to  lift  the  load. 

38.  Another  example  of  hydrodynamic  lubrication  is  found  in  operation  of 
journal  or  sleeve  bearings  and  is  depicted,  with  exaggerated  dimensions,  in 
Figure  6.  Before  motion  begins,  the  journal  rests  on  the  bearing  centered  on 
the  vertical  diameter.  When  the  journal  rotates,  oil  adhering  to  the  journal 
causes  a  buildup  of  pressure  indicated  by  the  shaded  area  on  Figure  6a.  As 
the  velocity  of  rotation  increases,  this  pressure  lifts  the  journal  to  provide 
a  curved  wedge-shaped  film  that  prevents  contact  between  the  journal  and  its 
bearing.  The  point  of  least  film  depth  is  not  on  the  vertical  diameter;  it  is 
shifted  to  the  left  as  indicated  in  Figure  6b.  Eventually,  velocity  becomes 
constant  and  the  journal  rides  on  a  film  of  oil  sufficient  to  prevent  contact 
with  the  bearing  surface. 

39.  This  is  a  very  simplified  explanation.  A  more  precise  mathematical 
theory  was  developed  by  Reynolds  before  the  turn  of  the  century  and  is  now 
referred  to  as  the  Reynolds  equation.  It  is  a  rather  complicated  analysis  and 
more  simplified  equations  have  been  developed  to  provide  equivalent  approxima¬ 
tions.  From  such  equations,  film  thickness  may  be  calculated  with  a  consider¬ 
able  degree  of  precision. 
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Figure  6.  Hydrodynamic  lubrication  of  a  joarnal  bearing 

40.  Regardless  of  how  film  thickness  is  calculated,  it  is  a  function  of 
viscosity,  velocity,  and  load.  As  viscosity  or  velocity  increases,  the  film 
thickness  increases.  When  these  two  variables  decrease,  the  film  thickness 
also  decreases.  Film  thickness  varies  inversely  with  the  load.  As  the  load 
increases,  film  thickness  decreases.  Viscosity,  velocity,  and  operating 
temperature  are  also  interrelated.  If  viscosity  is  increased,  the  operating 
temperature  will  increase,  which  has  a  tendency  to  reduce  viscosity.  Thus, 
and  increase  in  viscosity  tends  to  neutralize  itself  somewhat.  Velocity 
increases  also  cause  temperature  increases  accompanied  by  a  viscosity  reduc¬ 
tion. 

41.  Theoretically,  hydrodynamic  lubrication  reduces  wear  to  zero.  In 
reality,  the  journal  tends  to  move  due  to  load  changes  or  other  disturbances 
and  some  wear  does  occur.  Nonetheless,  hydrodynamic  lubrication  reduces 
sliding  friction  and  wear  to  a  minimum. 

Boundary  Lubrication 

42.  Lubrication  designed  to  protect  against  frictional  effects  when 
asperities  meet  is  called  boundary  lubrication.  Materials  contained  in  the 
lubricant  attach  themselves  to  the  wearing  surfaces  and  lower  the  coefficients 
of  friction. 
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43.  In  the  past,  animal  fats  and  vegetable  oils  were  used  as  boundary 
lubrication.  When  petroleum  began  to  provide  lubricating  oils,  it  was  found 
that  if  fat  was  added  to  mineral  oil  the  resulting  compound  could  reduce  the 
coefficient  of  friction  between  wearing  surfaces  even  though  the  viscosity  was 
the  same  as  for  untreated  mineral  oil.  This  quality  of  lowering  the  coeffi¬ 
cient  of  friction  for  a  given  viscosity  is  known  as  oiliness  or  lubricity  and 
arises  from  the  presence  of  long-chain  fatty  acids. 

44.  Long-chain  fatty  acids  are  composed  of  a  chain  of  carbon  atoms  that 
has  oxygen  at  one  end  of  the  molecule,  making  the  molecule  polar  and  react¬ 
ive.  Although  Part  III  gives  more  detail  on  the  nature  of  these  molecules, 
the  following  is  sufficient  to  describe  what  takes  place. 

45.  The  fatty  molecules  attach  themselves  to  metal  surfaces  by  either 
of  two  mechanisms.  In  the  first  case,  the  molecules  adhere  to  a  metal  surface 
due  to  their  polar  nature.  Mineral  oil  would  also  adhere  to  a  metal  surface; 
however,  the  adherence  is  much  weaker  than  that  of  the  fatty  acids.  This  type 
of  attachment  is  referred  'o  as  adsorption.  Fatty  molecules  dissolved  in  the 
oil  attach  themselves  to  a  metal  surface  by  their  polar  ends  in  an  array 
similar  to  the  hairs  of  a  brush  (Figure  7).  Remember  that  the  surface  is  not 
truly  metallic,  but  a  microscopic  coating  of  oxides  and  impurities.  The 
surfaces  slide  over  these  molecules  which  provide  a  reduced  coefficient  of 
friction  and  reduced  heating  and  wear.  However,  adsorption  is  a  reversible 
process.  If  the  temperature  is  raised  to  the  melting  point  of  the  fatty 
acids,  they  will  be  removed  from  the  surface  and  go  back  into  solution  with 
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Figure  7.  Adsorption  of  fatty  acids  on  wearing  surfaces 
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the  oil.  The  adsorbed  molecules  may  also  be  removed  by  physical  force  if 
contact  between  asperities  is  too  severe. 

46.  The  second  mechanism  of  attachment  is  called  chemisorption.  In  this 
process,  the  fatty  acids  react  with  the  true  metal  surface  and  form  a  bond, 
which  is  somewhat  stronger  than  that  of  adsorption,  and  a  new  chemical — a 
soap.  Due  to  the  stronger  bonding,  a  greater  degree  of  protection  is  pro¬ 
vided.  This  type  of  bonding  is  irreversible.  The  soap  does  not  become 
detached  when  the  temperature  reaches  the  soap's  melting  point.  Detachment 
does  not  occur  until  a  temperature  considerably  above  the  melting  point  is 
reached.  Higher  temperatures  and  severe  contact  will,  in  the  end,  remove  the 
soap  and  put  it  in  solution.  (See  Part  III  for  a  description  of  soaps.) 

47.  Chemicals  that  provide  protection  in  this  manner  are  called 
antiwear  agents  and  oils  that  have  been  treated  with  them  are  classed  as  AW 
(antiwear).  Most  oils  intended  for  use  in  heavier  machine  applications 
contain  antiwear  agents.  However,  AW  agents  are  effective  only  up  to  a 
maximum  temperature  of  about  250®  C  (480°  F). 

EP  Lubrication 


48.  Because  heavy  loading  causes  the  temperature  to  increase,  antiwear 
protection  is  effective  only  up  to  some  limit  of  loading  and  the  associated 
temperature.  When  pressure  becomes  too  great,  asperities  make  contact  with 
greater  force.  Instead  of  sliding,  shearing  takes  place,  removing  the 
lubricant  and  the  oxide  coating.  Under  these  conditions  (Figure  8),  the 
coefficient  of  friction  is  greatly  increased  and  the  temperature  reaches  a 
damaging  level. 


Figure  8.  Wearing  surfaces  shear  when  a  lubricant 
fails  under  extreme  pressure 
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49.  Lubricants  that  protect  against  extreme  pressure  are  called  EP 
lubricants  and  oils  containing  additives  to  protect  against  extreme  pressure 
are  classified  as  EP  oils.  EP  lubrication  is  provided  by  a  number  of  chemical 
compounds.  The  most  common  are  compounds  of  phosphorous,  sulfur,  or  chlo¬ 
rine.  The  compounds  are  activated  by  the  higher  temperature  resulting  from 
extreme  pressure,  not  by  the  pressure  itself.  As  the  temperature  rises,  EP 
molecules  become  reactive  and  release  phosphorous,  chlorine,  or  sulfur 
(depending  on  which  compound  is  used)  to  react  with  only  the  exposed  metal 
surfaces  to  form  a  new  compound  such  as  iron  chloride  or  iron  sulphide.  The 
new  compound  forms  a  protective  coating  on  the  exposed  metal.  Thus,  the 
protection  is  deposited  at  exactly  the  sites  where  it  is  needed.  Fatty  acids 
in  the  EP  oil  continue  to  provide  AW  protection  at  sites  where  wear  and 
temperature  are  not  high  enough  to  activate  Che  EP  agents.  Figure  9  gives 
graphic  representation  of  how  EP  and  AW  agents  work  together. 


Figure  9.  Frictional  behavior  of  metal  surfaces  lubricated 
with  an  oil  containing  AW  and  EP  agents. 

Curve  I:  paraffin  oil;  Curve  II:  fatty  acid;  Curve  III:  E.P. 
lubricant  which  reacts  with  the  surfaces  at  temperature  Tr; 
Curve  IV:  mixture  of  E.P.  lubricant  and  fatty  acid.  The  fatty 
acid  provides  effective  lubrication  at  temperatures  below  those 
at  which  the  E.P.  additive  reacts  with  the  metal. 
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Elastohydrodynamic  Lubrication  (EHD) 


50.  The  lubrication  of  rolling  bodies  is  called  elastohydrodynamic 
lubrication.  This  cumbersome  wording  is  conventionally  shortened  to  EHD. 
Lubrication  for  rolling  objects  (ball  or  roller  bearings)  operates  on  a 
considerably  different  principle  than  for  sliding  objects,  although  the 
principles  of  hydrodynamic  lubric;.tion  explain  quite  a  bit  about  lubricating 
rolling  elements.  Figure  10  shows  that  a  wedge  of  oil  exists  at  the  forward 
underside  of  the  bearing.  In  hydrodynamic  lubrication,  adhesion  of  oil  to  the 
sliding  element  and  the  supporting  surface  increases  pressure  and  creates  a 
film  between  the  two  bodies.  For  rolling  elements  however,  the  deformed  area 
of  contact  is  extremely  small  and  the  force  per  unit  area,  or  pressure,  is 
tremendous.  In  a  roller  bearing,  pressure  may  reach  5,000  Ib/sq  in. (34,450 
kPa).  In  a  ball  bearing,  pressure  may  reach  100,000  Ib/sq  in. (689,000  kPa). 

It  would  seem  that  the  oil  would  be  entirely  squeezed  from  between  the  wearing 
surfaces  at  these  pressures.  However,  viscosity  may  increase  from  100  to 
100,000  times  under  extremely  high  pressure.  This  prevents  the  oil  from  being 
entirely  squeezed  out.  Consequently,  a  thin  film  of  oil  is  present. 

51.  The  roughness  of  the  wearing  surfaces  plays  an  important  role  in  EHD 
lubrication.  Roughness  is  given  as  the  arithmetic  average  of  the  distance 
from  high  to  low  points  of  a  surface.  This  is  sometimes  called  the  centerline 
average  (CLA).  This  average  is  not  a  particularly  good  measure  of  roughness 
because  an  individual  peak  to  height  distance  might  be  as  much  as  6  to  10 
times  as  large  as  the  CLA.  However,  no  better  method  has  been  found  to  simply 
express  roughness. 


Figure  10.  Area  of  pressure  in  a  rolling  body 
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52.  The  greater  the  film  thickness  in  relation  to  roughness,  the  less 
surface  asperities  will  make  contact.  Engineers  use  the  ratio  of  film  thick¬ 
ness  (h)  to  roughness  (CLA)  to  estimate  life  of  a  bearing  system.  The  ratio 
is  symbolized  by  the  greek  letter  A  (lambda):  A  =  h/CLA  where  CLA  is  the 
average  of  both  surface  CLAs. 

53.  Full  film  thickness  is  considered  to  exist  when  the  value  of  A  is 
between  two  and  four.  When  full  film  lubrication  exists,  fatigue  failure  is 
due  entirely  to  subsurface  stress.  However,  in  most  industrial  applications, 
a  value  of  A  between  one  and  two  is  achieved  and  surface  stress  occurs  (i.e., 
surface  asperities  undergo  stress)  and  contributes  to  fatigue.  Fatigue  is  a 
major  source  of  wear  in  antifriction  bearings. 

54.  The  relation  of  bearing  life  to  A  is  very  complex  and  not  always 
predictable.  However,  as  a  generality,  life  is  extended  as  A  increases. 
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PART  III;  LUBRICATING  OILS  AND  GREASES 


The  Nature  of  Oil 


55.  Petroleum  is  a  mixture  of  chemical  compounds  formed  from  the  remains 

of  ancient  animals  and  plants.  It  is  trapped  in  porous  rock  formations  and  is 
usually  associated  with  concentrated  saltwater.  The  majority  of  petroleum 
belongs  to  the  chemical  class  called  hydrocarbons,  which  are  chains  of  carbon 
atoms  compounded  with  hydrogen.  The  number  of  carbons  may  range  from  1  (in 
methane  gas)  to  well  above  50.  Hydrocarbons  are  further  broken  into  three 
classes:  paraffins,  naphthenes,  and  aromatics.  The  carbon  atoms  in  paraffins 

are  aligned  in  straight  or  branched  chains  (Figure  11).  Naphthenes  are 
similar  to  paraffins  except  that  the  ends  of  the  mol<^caie  are  connected  to 
form  closed  rings  (Figure  12).  Aromatics  also  form  rings  (Figure  13). 

However,  they  contain  fewer  hydrogen  atoms  duo  to  double  bonding  between  some 
of  the  six  carbon  atoms.  Several  rings  may  bo  fused  together. 

56.  Combinations  of  these  three  classes  alru)  occur.  A  paraffin  may  be 
connected  to  a  naphthenic  ring  and  through  anc'ther  chain  to  an  aromatic. 
Furthermore,  only  the  smallest  simple  molecules  have  been  shown  here  for  the 
sake  of  convenience.  Petroleum  may  contain  molecules  with  up  to  50  or  more 
carbon  atoms,  and  may  contain  impurities  such  as  metals  or  compounds  of 
sulfur,  nitrogen,  or  oxygen. 
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Figure  11.  Paraffin  structures 


21 


H  H 

\  / 


H 

Cyclohexane  Cyclooctane 


Figure  12.  Naphthenic  structures 
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Figure  13.  Aromatic  structures 


57.  There  is  another  class  of  chemical  compounds,  the  fatty  acids,  which 
were  mentioned  in  Part  II,  but  could  not  be  adequately  described  at  that 
point.  Some  idea  of  the  nature  of  fatty  acids  can  now  be  given. 

58.  Fatty  acids  are  essentially  paraffinic  chains  with  a  reactive  group  at 
one  end  (Figure  14).  This  causes  the  molecule  to  attach  or  adsorb  itself  to 
metal  surfaces  more  strongly  than  would  be  true  for  a  simple  paraffin.  The 
chains  may  contain  15  to  20  carbon  atoms. 
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Figure  14.  A  lona-chain  fatty 


Oil  Refining 

59.  Due  to  the  wide  variety  of  petroleum  constituents,  it  is  necessary  to 
separate  petroleum  into  fractions  with  roughly  the  same  qualities.  This  is 
accomplished  by  distillation.  The  crude  petroleum  is  first  mixed  with  vater 

to  dissolve  any  salt.  The  resulting  brine  is  separated  by  settling.  The 
remaining  oil  is  pumped  through  a  tubular  furnace  where  it  is  partially 
vaporized.  The  components  that  have  a  low  number  of  carbon  atoms  vaporize  and 
pass  into  a  fractionating  column  or  tower.  As  the  vapors  rise  in  the  column, 
cooling  causes  condensation.  By  controlling  the  temperature,  the  volatile 
components  may  be  separated  into  fractions  that  <^al  1  within  particular  boiling 
point  ranges.  In  general,  those  compounds  with  the  lowest  boiling  points  have 
the  fewest  carbon  atoms  and  those  with  the  highest  boiling  points  have  the 
greatest  number  of  carbon  atoms.  This  process  reduces  the  number  of  compounds 
within  each  range  and  provides  different  qualities. 

60.  There  are  two  distinct  stages  in  distillation.  The  first  stage 
(described  in  the  preceding  paragraph)  produces  raw  gasoline,  kerosene,  and 
diesel  fuel.  The  second  stage  involves  distilling  the  portion  of  the  first 
stage  that  did  not  volatilize  (tlu  residuum).  Lubricating  oils  are  obtained 
from  the  residuum. 

61.  The  residuum  is  distilled  under  vacuum  so  it  will  boi’  at  a  lower 
temperature.  [f  t  h(?  temperature  is  too  high,  undesirable  products  are  ob¬ 
tained.  Distillation  of  the  re.siduum  produces  oils  of  several  boiling  point 
ranges.  Again,  the  higher  the  boiling  point,  the  higher  the  carbon  content  of 


the  oil  molecules  in  a  given  range.  More  importantly,  viscosity  also  varies 
with  the  boiling  point  and  the  number  of  carbon  atoms  in  the  oil  molecules. 

62.  This  description  of  refining  is,  of  course,  very  simplified.  Once  the 
oil  is  separated  into  fractions,  it  must  be  further  treated  to  remove  impuri¬ 
ties,  wax,  resins,  and  asphalt.  Those  oils  that  have  been  highly  refined  are 
usually  referred  to  as  premium  grades  to  distinguish  them  from  grades  of 

lesser  quality  in  the  producer's  line  of  products.  However,  there  is  no 
criteria  to  establish  what  constitutes  premium  grade. 

63.  A  broad  general  scheme  of  the  refining  is  as  follows: 

a.  Crudes  are  segregated  and  selected  depending  on  the  types  of 
hydrocarbons  in  them. 

b.  The  selected  crudes  are  distilled  to  produce  fractions  in  the 
same  general  boiling  point  range. 

c.  Each  fraction  is  processed  to  remove  undesirable  components. 

This  may  include: 

(1)  Solvent  refining  to  remove  undesirable  compounds. 

(2)  Solvent  dewaxing  to  remove  compounds  that  form  crystal! ike 
materials  at  low  temperature. 

(3)  Catalytic  hydrogenation  to  eliminate  compounds  that  would 
easily  oxidize. 

(4)  Clay  percolation  to  remove  polar  substances. 

d.  The  various  fractions  are  blended  to  obtain  a  finished  product 
with  the  specified  viscosity.  Additives  may  be  introduced  to 
improve  desired  characteristics. 

64.  Refined  lubricating  oils  are  classified  as  paraffinic  or  naphthenic 
according  to  which  fraction  is  predominant.  This  varies  with  the  source  of 
the  crude.  Because  aromatics  are  generally  undesirable  and  are  removed,  they 
are  seldom  mentioned  in  the  product  descriptions. 

65.  Paraffinic  molecules  tend  to  form  waxy  crystallike  particles  at  low 
temperatures  and  elevate  the  pour  point,  the  temperature  at  which  an  oil 
ceases  to  flow.  However,  paraffinics  have  a  better  viscosity  index. 

Naphthenics  behave  in  an  opposite  manner;  they  do  not  form  waxy  particles  as 
easily  and  have  a  lower  pour  point,  but  their  viscosity  index  is  poor. 

Naphthenics  are  generally  reserved  for  uses  where  the  temperature  range  is 
small  and  a  low  pour  point  is  required. 


24 


Additives 


66.  Even  though  oil  quality  is  established  by  the  refining  processes, 
oil  can  be  improved  by  introducing  additives.  However,  additives  alone  do 
not  establish  quality  with  respect  to  oxidation  resistance,  emulsification, 
pour  point,  and  viscosity  index.  The  additives  are  most  effective  if  the 
oil  is  well  refined.  Lubricant  producers  do  not  usually  state  which  com¬ 
pound  is  used  in  the  product;  only  the  generic  function  is  given  (e.g., 
antiwear  or  EP  agents,  or  oxidation  inhibitor).  Producers  do  not  always  use 
the  same  additive  to  accomplish  the  same  goal.  This  means  that  although  two 
brands  do  essentially  the  same  job,  they  may  not  be  chemically  identical. 

67.  An  additive  may  function  in  any  of  the  following  three  ways: 

a.  It  protects  the  lubricated  surface.  Extreme  pressure 
additives  and  rust  inhibitors  are  in  this  category.  They 
coat  the  lubricated  surfaces  and  prevent  wear  or  rust. 

b.  It  improves  performance.  Viscosity  index  improvers  and  anti¬ 
foaming  agents  are  examples.  The  oil  is  made  to  perform  in  a 
desired  manner. 

c.  It  protects  the  lubricant  itself.  Antioxidants  reduce  the 
tendency  of  oil  to  oxidise  and  form  sludges  and  acids.  The 
most  common  additives  are  listed  in  Table  1  and  will  be  dis¬ 
cussed  individually  in  the  following  paragraphs. 

Rust  inhibitors 

68.  Rust  inhibitors  are  found  in  most  industrial  lubricating  oils. 
Although  oil  and  water  do  not  mix  very  well,  water  will  become  distributed 
in  oil  as  molecules,  an  emulsion  (especially  if  the  oil  contains  polar 
compounds  that  may  develop  as  the  oil  ages),  or  as  free  water  (either 
suspended  by  agitation  or  resting  beneath  the  oil  on  machine  surfaces  when 
agitation  is  absent).  Rust  inhibitors  prevent  water  from  making  contact 
with  machine  parts  by  making  the  oil  adhere  better  or  by  emulsifying  the 
water  if  it  is  in  a  low  concentration.  Some  typical  rust  inhibitors  include 
alkinylsuccinic  acids  and  their  derivatives,  alkylthioacetic  acid 
derivatives,  amine  phosphates,  and  amine  sulfonates.  However,  the  producer 
does  not  ordinarily  report  which  compound  is  used. 

Oxidation  inhibitors 

69.  Over  time,  hydrocarbon  molecules  will  react  to  incorporate  oxygen 
atoms  into  their  structure.  The  resulting  oxides  may  in  turn  react  among 
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themselves  to  form  long  chain  molecules  (called  polymers)  which  agglomerate 
into  sludges  and  varnishlike  substances  that  coat  the  machine  parts.  This 
causes  overheating  and  damages  the  moving  parts.  At  low  temperatures  and 
under  minimal  exposure  to  oxygen,  this  process  is  very  slow.  At  elevated 
temperatures  and  increased  exposure  to  oxygen,  the  process  takes  place  in  a 
shorter  period.  Oxidation  of  hydrocarbons  is  chemically  very  complex  and 
depends  on  the  nature  of  the  oil.  Additives  that  reduce  oxidation  are 
available;  however,  a  discussion  of  how  they  retard  oxidation  is  beyond  the 
scope  of  this  report. 

Antifoamants 

70.  In  many  applications,  air  or  other  gases  may  become  entrained  in 
oil.  Unless  these  gases  can  be  released,  a  foam  is  generated.  Foam  may 
displace  some  of  the  oil  and  damage  the  machinery  or  cause  it  to  operate 
improperly.  Silicone  polymers  or  polyacrylates  are  added  to  reduce  foaming. 
Demulsifiers 

71.  In  most  industrial  applications,  it  is  undesirable  to  have  emulsi¬ 
fied  water  in  the  oil.  Heavy  metal  soaps  or  alkaline  earth  sulfonates  are 
often  used  to  prevent  emulsification.  Some  oils  contain  detergents  that 
hold  contaminants  in  suspension  to  prevent  them  from  collecting  on  working 
surfaces.  Unfortunately,  this  also  promotes  emulsification.  If  a  detergent 
oil  is  mixed  with  an  industrial  oil  containing  a  demulsifier,  the  effect  of 
the  demulsifier  will  be  reduced  or  neutralized. 

Compounded  oil 

72.  If  a  small  amount  of  animal  fat  or  vegetable  oil  is  added  to  a 
mineral  oil,  its  coefficient  of  friction  will  be  reduced  even  though  the 
viscosity  is  unchanged.  The  ability  of  an  oil  to  provide  a  lower  coefficient 
of  friction  at  a  given  viscosity  is  often  called  its  oiliness  or  lubricity. 
When  fatty  oil  is  added  to  obtain  this  quality  of  oiliness,  the  lubricant  is 
called  a  compounded  oil.  Fatty  oil  adheres  to  metal  more  strongly  than 
mineral  oil  and  provides  a  protective  film.  Compounded  oils  are  generally 
used  in  worm  gears. 

Antiwear  agents 

73.  Fatty  acids  that  cause  an  oil  to  resist  wear  by  coating  the  metal 
surfaces  with  a  layer  of  the  added  compound  are  called  antiwear  agents. 
Molecules  of  the  compound  are  polar  and  attach  (adsorb)  themselves  to  metal 
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surfaces  or  react  mildly  with  the  metal.  When  boundary  wear  (direct  contact 
between  metal  asperities)  occurs,  these  molecules  resist  removal  more  than 
ordinary  oil  molecules.  This  reduces  friction  and  wear.  However,  they  are 
effective  only  up  to  about  480°  F  (250°  C). 

Extreme  pressure  agents 

74.  Extreme  pressure  agents  react  with  the  metal  surfaces  to  form 
compounds  that  have  a  lower  shear  modulus  than  the  metal.  This  reduces  fric¬ 
tion,  wear,  and  possible  galling.  The  reaction  is  initiated  by  increased 
temperature  caused  by  pressure  between  asperities  on  wearing  surfaces. 
Consequently,  the  reaction  creates  a  protective  coating  at  precisely  the 
points  where  protection  is  required.  Extreme  pressure  additives  are  used  in 
cases  of  heavy  loading  or  shock  loading. 

Pour  point  depressants 

75.  An  oil's  pour  point  is  the  temperature  at  which  an  oil  ceases  to 
flow  under  the  influence  of  gravity.  In  cold  weather,  oil  with  a  high  pour 
point  makes  machinery  startup  difficult,  if  not  impossible.  The  stiffness 
of  cold  oil  is  due  to  paraffin  waxes  that  tend  to  form  crystallike 
structures.  Added  polymethacrylates  will  modify  the  crystallike  structure 
and  reduce  the  pour  point. 

Viscosity  index  (VI)  improvers 

76.  The  viscosity  index  is  an  indicator  of  the  increase  or  decrease  in 
viscosity  as  the  temperature  is  changed  by  a  given  amount.  The  higher  the 
VI,  the  less  the  viscosity  of  an  oil  changes  for  a  given  temperature 
change.  Thus,  viscosity  index  improvers  raise  the  index.  These  improvers 
have  long  chain  molecules  that  coil  up  when  cold  and  have  little  effect  on 
the  viscosity  of  thin  oil.  When  heated,  they  uncoil  and  interact  with  the 
oil  to  increase  viscosity.  A  thin  oil  required  for  cold  weather  operation 

is  too  thin  for  proper  lubrication  at  high  temperatures.  The  improver 
increases  viscosity  at  higher  temperatures.  The  overall  effect  is  less 
change  in  viscosity  for  a  given  change  in  temperature. 

Tackiness  agents 

77.  In  some  cases,  an  oil  must  adhere  to  surfaces  extremely  well. 

Adding  polymers  composed  of  long  chain  molecules  or  aluminum  soaps  of  long 
chain  fatty  acids  increases  the  tackiness  or  adhesiveness  of  an  oil. 
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Synthetic  Oils 


78.  Only  a  few  synthetic  oils  were  listed  in  the  lubricant  survey  con¬ 
ducted  during  this  research.  Although  there  is  no  widespread  preference  for 
these  lubricants,  they  have  characteristics  that  are  superior  to  ordinary 
mineral  oils.  Consequently,  it  would  not  be  surprising  if  a  manufacturer 
recommended  synthetic  oil  in  special  cases. 

79.  Synthetics  perform  better  than  mineral  oils  in  the  following 
respects: 

a.  Better  oxidation  stability  or  resistance. 

b.  Better  viscosity  index. 

c.  Much  lower  pour  point,  as  low  as  -50°  F  (-9°  C). 

d.  Lower  coefficient  of  friction. 

80.  These  features  are  most  valuable  at  either  very  low  or  very  high 
temperatures.  Good  oxidation  stability  and  a  lower  coefficient  of  friction 
permits  operation  at  higher  temperatures.  The  better  viscosity  index  and 
lower  pour  points  permit  operation  at  lower  temperatures. 

81.  The  greatest  drawback  to  using  synthetics  is  their  higher  cost. 
Some  people  in  the  oil  industry  believe  there  is  no  cost  justification  for 
using  synthetics  between  32°  F  (0°  C)  and  350°  F  (175°  C). 

Greases 


Description  of  grease  and  grease  lubrication 

82.  Grease  is  not  just  a  very  thick  oil,  it  is  a  mixture  of  a  fluid 
lubricant,  a  thickener,  and  other  additives.  The  fluid  in  99  percent  of 
grease  products  is  a  mineral  oil.  Thickeners  are  usually  soaps.  Although 
these  are  the  most  common  ingredients,  other  ingredients  used  are  listed  in 
Table  2. 

83.  Grease  and  oil  cannot  be  substituted.  Machinery  designed  for  use 
with  oil  requires  a  costly  system  to  keep  the  oil  distributed  on  lubricated 
surfaces.  Grease,  by  virtue  of  its  rigidity,  tends  to  stay  in  place  with  less 
costly  retention  devices.  However,  grease  does  not  dissipate  heat  as  well  as 
oil,  nor  does  it  carry  away  contaminants  by  circulation  like  oil.  The  choice 
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of  an  appropriate  lubricant  depends  on  the  operating  temperature  and  the 
machinery  design. 

84.  The  thickeners  in  grease  do  not  provide  lubrication  but  they  help 
the  lubricant  stay  in  place.  Grease  functions  in  the  following  three  ways: 

a.  Serves  as  a  reservoir  that  releases  a  lubricating  film  to  the 
wearing  surfaces. 

b.  Acts  as  a  seal  to  prevent  the  lubricant  from  running  off  the 
wearing  surfaces. 

c.  Serves  as  a  temperature-regulated  feeding  device.  If  the  film 
between  wearing  surfaces  thins,  the  resulting  heat  will  soften 
the  adjacent  grease  which  will  expand  to  restore  the  film. 

85.  Grease  performs  somewhat  like  a  liquid  and  somewhat  like  a  soft 
solid.  Grease  offers  a  resistance  to  flow,  but  once  moving  and  being  sheared 
between  wearing  surfaces,  this  resistance  to  flow  is  reduced.  The  amount  of 
reduction  depends  mostly  on  che  viscosity  of  the  oil  in  the  grease. 

86.  The  use  of  grease  as  a  lubricant  has  limitations.  For  example,  in 
hydrodynamic  lubrication,  the  wearing  surfaces  do  not  meet  except  at  startup; 
wear  is  minimal.  Because  this  method  of  lubrication  requires  a  fluid  lubri¬ 
cant,  grease  cannot  be  used.  Another  limitation  is  that  because  grease  is  not 
fluid,  it  cannot  dissipate  heat  through  convection.  Thus,  it  invites  heating 
especially  at  high  speeds  where  its  use  is  limited. 

Penetration  and  NLGI  (National  Lubricating 
Grease  Institute)  numbers 

87.  Because  the  most  important  feature  of  a  grease  is  its  rigidity  (or 
consistency),  a  method  to  measure  this  quality  is  needed.  The  measure  of 
consistency  is  called  penetration.  To  measure  penetration,  a  cone  of  given 
weight  is  allowed  to  sink  into  a  grease  for  5  seconds  at  a  ?tar.dard  tempera¬ 
ture  of  77°  F  (25°  C).  The  depth  in  millimeters  to  which  the  cone  sinks  is 
the  penetration  of  the  grease.  A  low  penetration  means  the  grease  is  hard.  A 
penetration  of  100  millimeters  would  represent  a  very  hard  grease  while  one  of 
450  millimeters  would  be  very  soft.  Table  3  lists  the  NLGI  grease  classifi¬ 
cations. 

Bleeding 

88.  Bleeding  is  a  condition  when  the  oil  in  a  grease  separates  from  the 
soap  thickener.  It  is  induced  by  higher  temperatures  but  it  also  occurs 
during  long  storage  periods. 
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Temperature  effects 

89.  High  temperatures  are  more  harmful  to  grease  than  to  oil.  Grease 
lubrication  depends  on  the  grease's  consistency  to  hold  it  in  place.  High 
temperatures  induce  softening  and  bleeding  (separation  of  the  oil).  Also,  the 
oil  in  grease  may  flash,  burn,  or  evaporate  at  temperatures  above  350°  F 
(175°  C).  Some  grease,  calcium  soap  grease  for  example,  contains  a  small 
amount  of  water  that  provides  a  thickener  structure.  Temperatures  above  165 
to  175°  F  (73  to  79°  C)  will  result  in  dehydration  and  loss  of  structure . 

90.  A  second  harmful  factor  related  to  high  temperature  is  excessive 
oxidation.  Since  grease  is  a  soft  solid  it  cannot  dissipate  heat  by 
convection  like  a  circulating  oil.  Consequently,  if  a  small  hot  point  exists, 
the  heat  is  not  carried  away  and  Che  excessive  temperature  can  cause  oxidation 
or  even  carbonization.  The  grease  can  harden  or  form  a  crust. 

91.  If  the  temperature  of  a  grease  is  lowered  enough,  it  will  become  so 
viscous  that  it  can  be  classified  as  a  hard  grease.  Machinery  operation  may 
become  impossible.  The  temperature  at  which  this  occurs  depends  on  Che  shape 
of  the  lubricated  part  and  the  power  being  supplied  to  it.  Producers'  speci¬ 
fications  seldom  indicate  the  lowest  operating  temperature,  but  the  maximum 
operating  temperature  is  either  given  on  the  container  or  can  be  obtained  upon 
request . 

Dropping  point 

92.  As  the  temperature  of  a  grease  increases,  the  penetration  increases 
only  modestly  until  a  point  is  reached  where  the  grease  quickly  liquifies  and 
the  desired  consistency  is  lost.  The  temperature  at  which  this  occurs  is 
called  the  dropping  point.  It  is  possible  that  the  grease  will  not  regain  its 
original  structure  after  cooling.  The  dropping  point  is  not  the  maximum 
temperature  at  which  a  grease  may  be  used.  The  maximum  operating  temperature 
is  below  the  dropping  point.  Appendix  B  lists  the  dropping  points,  maximum 
usable  temperatures,  and  ocher  information  on  greases. 

Effects  of  water 

93.  Grease  is  affected  by  water  to  the  extent  that  a  soap/water  lather 
may  suspend  the  oil  in  the  grease.  Sodium  greases  change  the  most;  calcium 
and  lithium  greases  change  the  least.  Calcium,  lithium,  and  aluminum  soaps 
are  water  insoluble,  but  as  a  grease  is  worked  during  lubrication,  some  of  the 
oil  and  soap  may  become  emulsified  and  wash  away. 
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Shear  stability 

94.  As  a  grease  is  mechanically  worked  or  sheared  between  wearing  sur¬ 
faces,  the  consistency  may  change.  The  ability  of  a  grease  to  maintain  its 
consistency  when  worked  is  called  its  shear  stability  or  its  work  stability. 
Pumpability  and  slumpability 

95.  Pumpability  refers  to  the  ability  of  a  grease  to  be  pumped  or  pushed 
through  a  system  while  slumpability  or  feedability  refers  to  its  ability  to  be 
drawn  into  (sucked  into)  a  pump.  Fibrous  greases  lend  to  have  good  teeda- 
bility  but  poor  pumpability.  Buttery-type  greases  tend  to  behave  conversely; 
good  pumpability  but  poor  feedability. 

Migration 

96.  The  oil  in  a  grease  can  migrate  through  the  thickener  network  under 
certain  circumstances.  If  grease  is  pumped  though  a  pipe,  as  in  a  centralized 
Lubrication  system,  and  encounters  a  resistance  to  the  flow,  the  grease  may 
form  a  plug.  In  this  case,  the  ail  may  continue  to  flow  and  migrate  through 
the  thickener  network.  This  separation  of  the  oil  from  the  thickeners  results 
in  increased  plugging. 

97.  If  two  different  greases  are  in  contact,  the  oils  may  migrate  from 
one  grease  to  the  other  and  change  the  structure  of  Che  grease.  Therefore,  it 
is  unwise  to  mix  two  greases.  Although  greases  are  compatible  in  many  cases, 
this  is  not  always  true.  If  a  grease  must  be  replaced,  Che  old  grease  should 
be  removed  as  much  as  possible. 

Contaminants 

98.  Greases  tend  to  hold  solid  contaminants  on  their  outer  surfaces  and 
protect  lubricated  surfaces  from  wear.  If  the  contamination  becomes  excessive 
or  eventually  works  its  way  down  to  the  lubricated  surfaces,  the  reverse 
occurs;  Che  grease  retains  abrasive  materials  at  Che  lubricated  surface  and 
invites  wear. 

Complexes 

99.  A  "complex"  grease  is  made  fr^m  a  salt  of  the  named  metal  instead  of 
the  hydroxide  of  the  metal.  This  method  provides  added  wear  resistance. 
Generally  grease  prepared  by  this  method  is  referred  to  as  multipurpose 
grease . 
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Calcium  grease 

100.  Calcium  grease,  or  lime  grease,  is  one  of  the  oldest  grease  prepa¬ 
rations.  It  is  prepared  from  inedible  tallow  or  animal  fat  and  a  small  amount 
of  water  (about  3  percent).  The  water  is  required  to  modify  the  soap 
structure  so  it  can  absorb  mineral  oil.  Thus  calcium  grease  is  sensitive  to 
elevated  temperature.  At  temperatures  above  160  to  175°  F  (70  to  79°  C), 
dehydration  occurs  and  the  structure  is  lost.  In  spite  of  the  temperature 
limitations,  lime  grease  has  good  water-resistance  qualities  and  is  still  used 
today.  If  a  calcium  grease  is  prepared  from  12-hydroxystear ic  acid,  the  upper 
temperature  limit  is  raised  into  the  230“  F  (109°  C)  range. 

101.  Calcium  complex  greases,  prepared  by  adding  the  salt  calcium 
acetate,  provide  extreme  pressure  characteristics  without  the  use  of  an 
additive;  however,  EP  additives  may  be  included  anyway.  Dropping  points  as 
high  as  500°  F  (257°  C)  can  be  obtained  and  the  maximum  usable  temperature 
can  be  increased  to  approximately  350°  F  (175°  C). 

102.  Due  to  the  good  water-resistance  qualities  and  relatively  low  cost, 
normal  (not  complex)  lime  grease  is  used  where  water  is  present  and 
operating  temperatures  are  low.  Of  course,  a  calcium  complex  grease  would 
perform  at  higher  temperatures  but  the  water  resistance  is  less  than  that  of 
lime  preparations  and  the  cost  is  higher.  Rust  and  oxidation  resistance  in 
calcium  complex  grease  is  poor,  but  it  can  be  improved  with  inhibitors. 

103.  Calcium  greases  are  not  widely  used  at  Corps  hydraulic  installa¬ 
tions;  only  three  instances  were  reported. 

Sodium  grease 

104.  Sodium  grease  was  developed  to  overcome  the  disadvantage  of  a  low 
required  operating  temperature  for  calcium  grease.  Essentially,  it  is  the 
opposite  of  calcium  grease;  it  can  be  used  at  temperatures  up  to  250°  F 
(120°  C)  but  is  very  susceptible  to  the  effects  of  water.  Sodium  is 
sometimes  mixed  with  other  metals,  especially  calcium,  to  improve  water 
resistance.  In  spite  of  the  declining  use  of  sodium  grease,  it  is  still 
recommended  for  use  in  certain  heavy-duty  applications  and  in  some  well- 
sealed  electric  motors. 

105.  Although  none  of  the  surveyed  Corps  hydraulic  installations 
reported  using  sodium  grease,  two  installations  reported  using  sodium- 
calcium  grease. 
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Soap  Thickeners 


106.  The  characteristics  of  grease  (excluding  the  additive  effects) 
depend  to  a  large  extent  on  the  included  soap  (Table  4).  Soap  thickeners  do 
more  than  provide  consistency  to  grease.  They  may  affect  the  amount  of  an 
additive  required  to  obtain  a  desired  quality  or  they  may  impart  a  desired 
quality  due  to  their  presence  alone.  Therefore,  it  is  important  when 
selecting  a  grease  to  be  aware  of  the  influences  of  soaps. 

Description  of  soap 

107.  Soap  is  created  when  a  long-chain  fatty  acid  reacts  with  a  metal 
hydroxide.  The  metal  is  incorporated  into  the  long  carbon  chain  and  the 
resultant  compound  develops  a  polarity.  The  polar  molecules  tend  to  form  a 
fibrous  network  that  holds  the  oil.  Thus,  a  somewhat  rigid  material,  or 
gel,  is  developed.  Of  course,  when  soap  and  oil  are  combined  to  form 
grease,  concentration  of  the  soap  can  be  varied  to  obtain  different  grease 
thicknesses.  Furthermore,  the  viscosity  of  the  oil  will  also  affect  the 
thickness  of  the  grease. 

Conventions  in  naming  soaps 

108.  The  most  common  method  of  designating  a  soap  thickener  is  to  use 
the  metal  from  which  the  soap  is  prepared  (calcium,  lithium,  etc.).  Because 
soap  qualities  are  also  determined  by  the  fatty  acid  from  which  the  soap  is 
prepared,  not  all  greases  made  from  soaps  containing  the  same  metals  are 
identical . 

Aluminum  soaps 

109.  Normal  aluminum  grease  is  clear  and  somewhat  stringy.  When  heated, 
this  stringiness  increases,  producing  a  rubberlike  substance  that  pulls  away 
from  metal  surfaces  and  reduces  lubrication.  Because  of  this  quality, 
operating  temperatures  are  limited  to  less  than  175"  F  (79°  C).  Aluminum 
grease  has  good  water  resistance  and  inhibits  rust  without  additives,  but  it 
tends  to  be  short  lived  and  has  relatively  poor  shear  stability. 

110.  Aluminum  complex  grease  is  comparable  to  other  complex  greases  but 
is  not  widely  used.  However,  several  Corps  hydraulic  installations  reported 
using  aluminum  complex  grease. 
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Lithium  soaps 

111.  Compared  to  other  soaps,  lithium  is  by  far  the  most  popular.  The 
normal  grease  contains  lithium  12-hydroxystearate .  This  grease  has  a  dropping 
point  around  400°  F  (202°  C)  and  can  be  used  at  temperatures  up  to  about 

275°  F  (134°  C).  It  can  also  be  used  at  temperatures  well  below  zero.  It  has 
good  shear  stability  and  a  relatively  low  coefficient  of  friction,  which 
permits  higher  speeds.  It  has  good  water  resistance,  although  not  as  good  as 
calcium  or  aluminum.  It  greatest  disadvantage  is  that  it  does  not  naturally 
inhibit  rust,  but  rust  prevention  can  be  obtained  through  additives. 

112.  Complexed  lithium  grease  is  generally  considered  to  be  the  nearest 
thing  to  a  truly  multipurpose  grease  and  is  used  extensively  at  Corps 
hydraulic  installations. 

Other  soaps 

113.  Barium  and  lead  soaps  are  also  used  in  grease.  Although  leid 
provides  extreme  pressure  characteristics  without  additives,  concerns  with 
lead  toxicity  probably  will  reduce  use. 

Other  Thickeners 


114.  As  indicated  by  Table  2,  thickeners  other  than  soaps  are  available. 
Although  most  of  these  are  restricted  to  very  special  applications,  two  are 
worthy  of  mention.  Polyurea  grease  has  outstanding  resistance  to  oxidation 
because  it  contains  no  metal  soaps  that  tend  to  invite  oxidation.  The  drop¬ 
ping  point  and  maximum  operating  temperature  are  close  to  those  of  multipur¬ 
pose  greases  but  the  shear  stability  is  poor  and  rust  inhibitors  are  required. 
It  is  generally  used  with  all  types  of  bearings  but  has  been  particularly 
effective  in  ball  bearings. 

115.  Organo  clay  grease  has  outstanding  temperature  resistance.  The 
maximum  operating  temperature  for  this  grease  is  limited  by  the  included  oil 
which  can  flash,  evaporate,  or  burn  at  temperatures  above  350°  F  (175°  C). 
However,  many  of  the  multipurpose  greases  may  be  operated  above  this  tempera¬ 
ture  for  short  periods  if  the  grease  is  changed  after  an  hour  or  so.  The 
limiting  factor  then  becomes  the  dropping  point.  Since  clay  does  not  melt  at 
low  temperatures,  it  can  be  used  at  temperatures  near  500°  F  (257°  C)  for 
short  periods.  Organo  clay  grease  also  has  excellent  water  resistance  but  in 
other  respects  it  does  not  perform  better  than  other  greases. 


34 


PART  IV:  SELECTING  LUBRICANTS 


Classifications  and  Specifications 


116.  The  fundamental  key  to  selecting  a  lubricant  lies  in  being  able  to 
interpret  what  the  producer  says  about  the  product  and  being  aware  of  con¬ 
ventions  in  classifying  oils.  Without  such  a  background,  it  is  virtually 
impossible  to  make  a  reasonable  selection  or  substitution. 

117.  Professional  societies  and  organizations  have  established  classifi¬ 
cations  for  oil  and  grease.  The  most  widely  encountered  systems  are  those  of 
the  following  organizations: 

•  SAE  (Society  of  American  Engineers) 

•  AGMA  (American  Gear  Manufacturers  Association) 

•  ISO  (international  Standards  Organization) 

•  NLGI  (National  Lubricating  Grease  Institute) 

Oil  classification 

118.  Oil  is  normally  classified  by  viscosity  grade,  additives,  use,  as 
nonspecial ized ,  or  by  the  producer's  brand  name. 

a.  Classification  by  viscosity  grade.  This  classification  is  the 
most  common  method  of  describing  an  oil.  The  most  common 
classification  systems  are  those  of  the  b^E,  AGMA,  and  ISO. 

Each  organization  uses  a  different  kinematic  viscosity  range 
numbering  system.  Appendix  A  lists  these  systems  and  contains 
a  conversion  chart. 

b.  Oil  classification  by  additives.  Oil  may  be  further  classi¬ 
fied  by  the  additives  as  follows: 

•  nhibited  or  R&O  (rust  and  oxidation  inhibited) 

•  AW  (antiwear) 

•  EP  (extreme  pressure) 

•  Compounded 

•  Residual 

(1)  The  first  three  classes  require  no  explanation;  they 
contain  the  indicated  additives.  Compounded  oil  contains 
from  3  to  10  percent  of  an  acidless  animal  fat  or 
tallow.  It  is  also  called  steam  cylinder  oil.  The  added 
fat  reduces  the  coefficient  of  friction  in  situations 
where  an  extreme  amount  of  sliding  friction  occurs.  A 
very  common  use  would  be  in  worm  gear  systems.  Com¬ 
pounded  oil  may  be  composed  of  either  a  normal  mineral 
oil  or  a  residual  oil  depending  on  the  desired  viscosity. 

(2)  Residual  oil  is  that  which  remained  as  residuum  after  the 
lighter  oil  was  distilled  off  during  refining.  It 
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contains  a  relatively  high  proportion  of  asphalt  which 
makes  it  adhesive.  It  is  often  used  for  open  gear 
systems  (tackiness  agents  are  added  to  increase  adhe¬ 
sion).  Often,  open  gear  compounded  oil  is  so  heavy  a 
solvent  is  required  to  soften  it  for  application.  (The 
solvent  evaporates  after  application.)  This  heavy  oil 
should  not  be  confused  with  grease.  Residual  oil  with 
lower  viscosity  is  also  used  in  many  closed  gear 
systems.  Compounded  oil  may  contain  residual  oil  if  the 
desired  viscosity  is  high. 

c.  Classification  by  use.  Classification  according  to  use  arises 
because  refining,  additives,  and  type  of  petroleum  (paraffinic 
or  naphthenic)  may  be  varied  to  provide  desirable  qualities 
for  a  given  application.  Some  of  the  more  common  uses  are: 

•  Engine  oils 

•  Marine  engine  oils 

•  Aircraft  oils 

•  Quench  oils  (used  in  metal  working) 

•  Cutting  oils  (coolants  for  metal  cutting) 

•  Paper  machine  oils 

•  No-drip-oils  (textile  and  food  handling  machinery) 

•  Insulating  oils 

•  Way  oils 

•  Wire  rope  or  chain  lubricants 

Some  of  these  are  very  specialized  oils  and  only  two, 
insulating  oils  and  wire  rope  or  chain  lubricants,  have  been 
identified  at  Corps  hydraulic  installations.  Of  course, 
engine  oils  are  used  in  automotive  applications. 

d.  Nonspecial ized  industrial  oil.  It  is  difficult  to  find  a 
specific  name  in  petroleum  terminology  to  refer  to  this 
category.  Consequently,  this  term  has  been  selected  to 
describe  those  oils  which  are  not  formulated  for  a  special 
application.  (Producer  literature  often  uses  the  term  general 
purpose  oil.)  Nonspecial ized  industrial  oil  is  generally 
divided  into  two  categories;  general  purpose  and  EP  gear 
oils. 

(1)  General  purpose  oils  contain  R&O  additives,  AW  agents, 
ant i f oamant s ,  and  demulsifiers.  They  may  be  used  in 
almost  any  mechanical  application  if  a  specialized  oil  is 
not  required.  Their  ISO  viscosity  ranges  from  about  32 
to  around  460.  These  oils  are  often  referred  to  as  R&O 
oils  or  hydraulic  oils  even  though  they  may  contain  other 
additives  and  are  not  intended  exclusively  for  hydraulic 
use.  Some  of  these  oils  are  more  highly  refined  and 
provide  longer  life  and  better  performance  than  others. 
These  are  usually  referred  to  as  turbine  oils  or  premium 
grades.  Although  used  in  turbines,  the  name  turbine  oil 
does  not  mean  it  is  restricted  to  use  in  turbines;  it 
refers  to  the  quality  of  the  oil. 
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(2)  EP  gear  oils  generally  h^ive  a  higher  viscosity  range, 
from  about  ISO  grade  68  to  around  1,500.  These  may  be 
regarded  as  general  purpose  oils  with  EP  additives. 
Although  these  oils  are  probably  more  commonly  used  in 
gear  systems,  they  can  be  used  in  any  application  where 
their  viscosity  range  and  additives  are  required.  Gear 
oils  should  not  be  confused  with  SAE  gear  oils  which  are 
formulated  differently  and  are  not  discussed  in  this 
study. 

e.  Producer  brand  names.  Oil  pronucers  often  identify  their 

products  by  whimsical  narr.er  whicii  may  or  may  not  indicate  one 
of  the  standard  classifications.  Tribol  771,  a  product  of 
Imperial  oil  and  Grease  Company,  tells  nothing  ot  its  class, 
but  Conoco's  Dectol  R&O  Oil  17  indicates  it  is  an  R&O  oil  with 
an  ISO  viscosity  of  32.  Regardless  of  how  much  information 
may  be  reflected  in  the  braiiu  n.iT.e ,  rt  is  never  enough  to  make 
a  selection.  A  user  must  refer  to  information  brochures 
provided  by  nrod.icern  to  deto'^mine  the  intended  use.  addi¬ 
tives,  and  s  pec  i  f  ica t  i on.T  . 

Producers'  oil  brochures  and  specifications 

119.  Oil  producers  provide  ptoducL  information  in  brochures,  booklets, 
or  on  the  oil  container.  Although  the  amount  of  information  varies,  the 
format  generally  includes  the  intended  use,  rhe  additives  and  oil  type  (i.e., 
paraffinic,  naphthenic,  synthetic,  compounded,  etc.),  and  the  specifications. 

120.  Some  producers  may  identify  the  product  by  its  usage  classification 
although  they  may  not  use  the  same  names  given  in  this  report.  Others  may 
simply  give  the  machinery  classes  where  the  product  can  be  used.  Often,  both 
methods  of  identification  arc  used.  (See  the  three  tact  sheets  for  Conoco's 
Redind,  Dectol,  and  Turbine  oils  in  Appendix  C.)  Intended  use  can  be 
misleading.  All  three  of  the  Conoco  oils  can  be  u_,cd  for  electric  motors  and 
general  purpose  applications,  but  not  all  three  a''e  t,;  be  used  throughout  the 
machinery.  Redind  oil  contains  no  oxidation  inhibitors  and  is  intended  for 

use  where  the  oil  is  frequently  replicel.  The  Dectol  Line  is  an  R&O  oil  with 
the  usual  antifoaming  and  demulsifying  agents.  AW  agents  are  also  included. 

The  Turbine  oil  is  similar  to  Dectol  except  that  the  refining  method  and 
additive  package  provide  greater  protection.  One  Turbine  viscosity  grade,  ISO 
32,  is  treated  to  resist  the  effects  ot  hydrogen  used  as  a  coolant  in 
generators . 

121.  Producers  do  not  un-ally  list  additives.  Instead,  they  indicate 
characteristics  such  as  good  antiwear  qualities,  good  water  resistance,  or 


good  oxidation  resistance.  The  user  can  assume  that  since  oil  does  not 
naturally  have  such  qualities  to  a  desirable  extent,  an  agent  has  been  added 
to  obtain  the  given  quality.  Product  literature  also  gives  the  oil  type 
(i.e.,  paraffinic,  naphthenic,  residual,  compounded,  or  synthetic). 

Producer  specifications 

122.  Producer  specifications  amount  to  a  certification  that  the  product 
meets  or  exceeds  listed  physical  characteristics  in  terms  of  specific  test 
values.  The  magnitude  of  chemical  impurities  may  also  be  given.  Producers 
vary  somewhat  in  the  amount-  of  information  in  their  specifications.  However, 
kinematic  viscosity  (centistokes )  at  104  and  212“  F  (40  and  100“  C),  SUS 
(saybolt  viscosity)  at  100  and  210“  F  (37  and  98“  C),  API  gravity,  pour  point, 
and  flash  point  are  generally  listed.  Other  physical  and  chemical  measure¬ 
ments  may  also  be  given  if  they  are  considered  to  influence  the  intended 

use.  Appendix  C  contains  typical  specifications  for  oils. 

Grease  classifications 

123.  Grease  is  classified  by  penetration  number  and  by  soap  or  ocher 
thickener.  Penetration  classifications  have  been  established  by  NLGI  and  are 
given  in  Appendix  A.  ASTM  test  D  217  is  Che  standard  for  performing  penetra¬ 
tion  tests.  A  penetration  number  indicates  how  easily  a  grease  can  be  fed  to 
lubricated  surfaces  ( pumpabi 1 i Cy )  or  how  well  it  remains  in  place.  Although 
no  method  exists  to  classify  soap  thickener,  Che  producer  indicates  which  soap 
is  in  Che  product.  The  soap  thickener  indicates  probable  water  resistance  and 
maximum  operating  temperature  and  gives  some  idea  of  pumpability.  Although 
these  are  important  factors,  they  are  not  the  only  ones  of  interest.  These 
simple  classifications  should  be  regarded  as  starting  requirements  to  deter¬ 
mine  a  group  of  appropriate  grease  types.  The  final  selection  must  be  made  on 
the  basis  of  other  information  provided  in  the  producer's  specifications. 
Viscosity  of  the  oil  included  in  a  grease  must  also  be  considered. 

Producer  grease  brochures 

124.  Producers  also  provide  information  and  specifications  for  grease. 
Grease  specifications  normally  include  soap  thickener,  penetration,  included 
oil  viscosity,  and  dropping  point.  The  producer  may  also  include  water 
washout  or  wear  test  information. 


125.  Grease  additives  are  not  usually  given  unless  solid  additives  such 
as  molybdenum  disulfide  or  graphite  are  included.  If  solid  additives  are 


used,  the  producer  will  often  state  this  crtiphat  i  cal  ly  and  the  product  name 
may  indicate  the  additive. 


Principles  of  Selection 
Manufacturer  recommendations 

126.  Selecting  a  lubricant  is  not  a  straightforward  singular  act;  it  is 
a  combination  of  approaches  that  have  developed  over  time.  The  prime  con¬ 
siderations  are  film  thickness  and  wear.  Although  film  thickness  can  be 
calculated,  the  wear  properties  associated  ;.!i  different  lubricants  are 

more  difficult  to  assess.  Lubricants  are  normally  tested  by  subjecting  them 
to  various  types  of  physical  stress.  However,  thes"  tests  do  not  completely 
indicate  how  a  lubricant  will  pe»-forni  in  service.  txperience  has  probably 
played  a  larger  role  than  any  other  single  criterion.  Machine  manufacturers 
have  learned  which  classes  of  lubricants  will  perform  well  in  their 
products . 

127.  Professional  societies  have  established  specifications  and  classi¬ 
fications  for  lubricants  to  be  used  in  a  given  mechanical  application.  For 
example,  the  AGMA  has  established  specifications  250.04  and  251.02  for 
enclosed  and  open  gear  systems,  respectively.  Such  specifications  have  been 
developed  from  the  experience  of  the  society's  membership  for  a  wide  range 

of  applications.  Thus,  any  manufacturer  has  access  to  the  collective 
knowledge  of  many  contributors. 

128.  The  manufacturer's  recommendation  should  not  necessarily  be  con¬ 
sidered  the  best  selection.  The  concept  cf  best  selection  is  unrealistic. 

In  spite  of  a  consensus  regarding  what  iubricam.  to  use  in  a  given  applica¬ 
tion,  individual  manufacturers  may  have  different  opinions  based  on  their 
experience  and  equipment  design.  However,  the  manufacturer  is  probably  in 
the  best  position  to  recomimend  a  lubricant.  This  recommendation  should  be 
followed  unless  it  fails  to  perform  satisfactorily. 

129.  A  manufacturer  generally  does  not  recommend  a  single  specific  brand 
name.  Physical  qualities  (such  as  viscosity  or  penetration  number),  chemi¬ 
cal  qualities  (such  as  paraffinic  or  naphthenic  oils),  or  test  standards  are 
specified.  However,  a  number  oi  brands  that  meet  the  manufacturer's  speci¬ 
fications  may  be  cited. 
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Producer  recommendations 

130.  Since  manufacturers  specify  appropriate  lubricants  for  their 
products  in  terms  of  specifications  or  required  qualities  rather  than  par¬ 
ticular  brand  names,  the  user  is  faced  with  identifying  which  brands  meet 
the  requirements.  By  following  directions  given  in  Part  IV,  the  user  should 
be  able  to  identify  appropriate  products.  However,  it  is  better  to  consult 
with  the  lubricant  producer  to  obtain  advice  on  which  products  most  closely 
meet  the  specifications. 

131.  Many  lubricant  producers  maintain  technical  staffs  (product 
engineers)  to  advise  users  in  selecting  lubricants  and  answer  technical 
questions  regarding  lubricants.  Given  a  manufacturer's  description  and 
lubricant  specification,  product  engineers  can  identify  which  of  their 
company's  lubricants  meet  the  manufacturer's  specifications.  A  producer  may 
carry  several  products  that  meet  specifications,  but  one  might  be  of  premium 
quality  and  carry  a  higher  price  or  be  intended  for  some  special  use  that 
would  not  be  of  benefit  to  the  user.  Furthermore,  the  user  might  be 
operating  the  equipment  under  unusual  or  unique  circumstances  that  could 
impose  additional  requirements  unforeseen  by  the  manufacturer.  In  effect, 
the  product  engineer  converts  the  manufacturer's  specifications  into  an 
appropriate  brand  based  on  the  user's  specific  circumstances. 

132.  The  producer  not  only  supplies  lubricants,  but  serves  as  an  impor¬ 
tant  link  between  the  equipment  manufacturer  and  user.  In  effect,  the 
producer  interprets  the  manufacturer's  intentions  and  provides  advice  when 
specifications  are  absent  or  when  a  lubricant  does  not  perform  satisfactorily. 
User  selection 

133.  The  user  should  ensure  that  certain  criteria  are  met  regardless  of 
who  makes  the  selection.  The  selection  should  be  in  the  class  recommended  by 
the  machinery  manufacturer  (i.e.,  R&O,  EP,  etc.)  and  be  in  the  same  base  stock 
category  (paraffinic,  naphthenic,  or  special  synthetic).  Furthermore, 
physical  and  chemical  properties  should  be  equal  to  or  better  than  those 
specified  by  the  manufacturer.  Viscosity  should  be  exactly  the  recommended 
grade.  If  a  recommendation  seems  unreasonable,  the  user  should  question  the 
suitability  of  the  manufacturer's  recommendation  or  ask  a  different  lubricant 
producer  for  a  recommendation. 
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134.  Generally,  the  user  should  follow  the  manufacturer's  specification. 
If  the  manufacturer's  specifications  are  not  available,  which  lubricant  was  in 
use?  Did  it  perform  satisfactorily?  If  it  performed  well,  continue  to  use 
the  same  brand.  If  that  is  not  feasible,  select  a  brand  with  specifications 
equal  to  or  better  than  those  of  the  brand  previously  used.  If  a  previous 
lubricant  performed  poorly,  it  is  probably  best  to  rely  on  the  recommendation 
of  a  product  engineer  or  possibly  ge*"  several  recommendations. 

135.  Generally,  the  user  will  make  a  selection  in  either  of  two  possible 
situations : 

a.  He  will  substitute  a  new  brand  for  one  previously  in  use. 

b.  He  will  select  a  brand  that  meets  the  manufacturer's  specifi¬ 
cations.  This  will  be  accomplished  by  comparing  producer's 
specifications  with  those  of  the  manufacturer. 

136.  In  either  case,  the  selection  starts  by  using  a  substitution  list. 
Most  lubricant  producers  maintain  such  a  tabluation  but  use  different  names. 

A  substitution  list  usually  gives  the  products  of  major  producers  and  an 
equivalent  lubricant  of  the  publishing  producer  which  he  maintains  has 
comparable  specifications. 

137.  Substitution  lists  are  useful  but  they  have  their  limitations.  They 
are  not  subdivided  by  classes  of  lubricants.  Furthermore,  it  is  difficult  to 

do  more  than  compare  a  lubricant  of  one  producer  with  one  given  by  the  pub¬ 
lishing  producer.  For  example,  a  Conoco  substitution  list  can  be  used  to 
compare  Quaker  State  products  with  Conoco  or  Shell  with  Conoco,  but  comparing 
Quaker  State  and  Shell  cannot  be  done  unless  Conoco  has  a  product  equivalent 
to  products  of  both  Quaker  State  and  Shell.  A  user  would  need  substitution 
lists  from  many  producers  to  be  able  to  effectively  select  more  than  one 
option.  Many  producers  claim  they  do  not  have  a  list  or  are  reluctant  to 
provide  it. 

138.  The  publishers  of  Plant  Engineering  have  prepared  a  universal  list, 
the  PE  list.  The  PE  list  correlates  products  of  over  100  producers  by  class 

of  lubricant  (Appendix  D). 

139.  Although  substitution  lists  are  helpful,  they  cannot  solve  user's 
problems  in  making  a  selection.  A  substitution  list  is  valuable  because  it 
correlates  the  array  of  whimsical  brand  names  used  by  producers.  Furthermore, 
it  eliminates  producers  who  do  not  have  the  desired  product  in  their  line.  A 
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substitution  list  should  be  regarded  as  a  starting  tool  to  quickly  determine 
likely  products.  The  lists  do  not  imply  that  lubricants  listed  as  being 
equivalent  are  identical.  The  lists  do  indicate  that  the  two  lubricants  are 
in  the  same  class,  have  the  same  viscosity,  and  are  intended  for  the  same 
general  use.  Selection  must  finally  be  made  from  information  brochures 
provided  by  the  producers. 

140.  The  user  should  use  the  producer’s  brochure  to  determine  the  fol¬ 
lowing: 

a.  The  viscosity  is  the  one  recommended  by  the  manufacturer  or  is 
the  same  as  a  previously  used  lubricant  that  performed  well. 
When  a  grease  is  considered,  the  viscosity  of  the  included  oil 
should  be  the  same  as  the  previous  lubricant. 

b.  The  intended  use  given  by  the  producer  corresponds  to  the 
application  in  which  the  lubricant  will  be  used. 

c.  The  class  of  lubricant  is  the  same  as  that  recommended  by  the 
manufacturer  or  the  same  as  a  previously  used  lubricant  that 
performed  well.  If  the  manufacturer  recommended  an  R&O  or  EP 
oil  or  a  lithium  No.  2  grease,  that  is  what  should  be  used. 

d.  The  specifications  should  be  equal  to  or  better  than  those 
recommended  by  the  manufacturer  or  those  of  a  previously  used 
lubricant  that  performed  well. 

e.  The  additives  should  perform  the  required  function  even  though 
the  additive  may  not  be  chemically  identical  in  several 
possible  lubricants. 

Using  the  PE  substitution  list 

141.  Each  class  on  the  PE  list  is  divided  by  horizontal  lines  and  is 
further  broken  into  viscosity  grades  under  the  column  marked  ISO  viscosity 
grade.  The  ISO  grading  system  is  most  common  for  industrial  oils.  Use 
Appendix  A  if  you  wish  to  convert  to  SAE  or  AGMA  equivalents.  The  column 
marked  Viscosity,  SUS  at  100°  F  (37°  C)  indicates  the  viscosity  range  in  SUS 
for  a  given  ISO  grade.  For  example,  the  viscosity  of  an  ISO  grade  150  can  be 
anywhere  between  135  and  165  SUS  at  100°  F  (37°  C).  The  viscosity  is  usually 
near  the  midpoint  (in  this  case  150  SUS).  The  numbers  in  the  PE  designation 
refer  to  the  midpoint  SUS.  Products  are  available  in  viscosities  not  given  on 
the  PE  list.  For  example,  Exxon's  Spartan  EP  line  has  viscosities  ranging 
from  ISO  68  to  2200,  not  just  the  ISO  68  and  320  given  in  the  PE  list.  The 
same  is  true  for  other  classes  in  the  PE  list. 
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142.  The  classes  of  oil  are  indicated  under  the  column  marked  Lubricant 
Type.  Three  of  the  classes,  fire  resistant  hydraulic  oil,  spindel  oil,  and 
way  oil  were  not  indicated  in  the  Corps  survey  as  being  used.  One  of  the  last 
three  classes  on  the  list  is  a  special  preparation  for  open  gears  and  the 
other  two  are  classes  of  grease. 

143.  The  remaining  four  classes  (hydraulic  and  general  purpose  oils,  AW 
hydraulic  oils,  gear  oils,  and  EP  gear  oils),  are  best  described  by  comparison 
with  the  nonspecialized  industrial  oils  discussed  earlier.  Nonspecialized 
oils  contain  a  category  called  general  purpose  oils.  This  term  is  also  used 
in  the  PE  list.  To  prevent  confusion,  the  PE  general  purpose  category  will  be 
referred  to  as  the  first  PE  group  (which  denotes  its  position  in  the  list). 

Both  the  first  PE  group  and  the  PE  gear  oils  correspond  to  general  purpose 
oils.  Gear  oils,  as  used  in  the  PE  list,  refer  to  oils  with  a  higher  vis¬ 
cosity  that  would  most  likely  be  used  in  gear  systems.  Note  that  the  same 
brand  names  appear  in  both  categories  and  that  they  differ  only  in  viscos¬ 
ity.  However,  both  of  these  categories  differ  from  the  previously  described 
general  purpose  oil  in  that  the  additives  may  not  be  the  same.  In  most  cases, 
the  first  PE  group  and  PE  gear  oils  are  exactly  the  same  as  general  purpose 
oils.  However,  in  some  cases,  brand  names  indicate  EP  additives  have  been 
included.  In  other  cases,  AW  is  given  instead  of  R&O.  This  raises  the 
possibility  that  R40  additives  are  not  present.  AW  hydraulic  oil  is  a  general 
purpose  oil  but  its  antiwear  properties  are  sufficient  to  pass  the  Vickers 
vane  test  for  hydraulic  applications  when  this  is  required. 

144.  The  EP  gear  oils  should  correspond  to  those  described  under  nonspe¬ 
cialized  industrial  oils  except  that  EP  additives  are  included  and  viscosities 
may  be  as  high  as  ISO  2200.  The  PE  classification  of  gear  oil  should  not  be 
confused  with  the  SAE  gear  oil  classification  which  is  for  use  in  automotive 
gear  systems.  SAE  gear  oils  are  formulated  differently  and  are  not  discussed 
in  this  study. 

145.  Since  grease  preparation  varies  greatly  among  producers,  only  two 
types  are  given  in  the  PE  list:  No.  2  Lithium  EP  and  molybdenum  disulfide  EP 
No.  2.  These  are  the  two  most  widely  used  industrial  greases.  The  name 
molybdenum  disulfide  to  designate  lubricant  type  does  not  reflect  the  type  of 
soap,  but  it  will  usually  be  lithium.  While  both  types  are  intended  to 
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provide  extra  protection  against  wear,  one  contains  EP  additives  and  the  other 
contains  molybdenum  disulfide. 

1A6.  Although  the  Corps  generally  uses  lithium  greases  (60  to  70  percent 
of  the  time),  calcium,  aluminum,  polyurea,  and  sodium  calcium  are  also  used. 
Furthermore,  the  survey  indicated  that  greases  ranging  from  NLGI  00  to  No.  3 
are  being  used;  about  65  percent  of  No.  2  and  20  percent  of  No.  1.  Conse¬ 
quently,  in  many  cases,  the  PE  tables  will  not  be  useful  for  selecting 
greases. 

147.  The  cling-type  gear  shield  lubricants  are  residual  oils  to  which  a 
tackiness  agent  has  been  added.  They  are  extremely  adhesive  and  so  viscous 
that  solvents  are  added  to  permit  application.  After  application,  the  solvent 
evaporates  leaving  the  adhesive  viscous  material.  Some  products  contain  no 
solvent  and  must  be  heated  to  reduce  viscosity  for  application. 

148.  Compounded  oils  are  not  included  in  the  list  as  a  separate  class. 
When  these  oils  are  required,  producers  must  be  contacted  directly. 

149.  In  cases  where  the  PE  list  cannot  be  used,  the  most  simple  process 
is  to  contact  product  engineers  and  ask  for  product  brochures.  By  obtaining 
the  recommendations  of  several  preferably  large  and  reputable  producers,  a 
user  can  critically  evaluate  the  recommendations. 

Lubrication  of  Machinery  Components 

150.  Instead  of  considering  lubrication  for  an  entire  complex  mechanical 
system  such  as  those  found  at  Corps  hydraulic  installations,  it  is  more 
feasible  to  address  lubrication  for  the  individual  mechanical  components.  To 
begin  with,  R&O  additives  are  so  common  today  and  specified  by  so  many  manu¬ 
facturers,  using  lubricants  without  them  would  be  unjustified.  Introducing  an 
oil  without  R&O  additives  into  a  stocking  system  would  probably  do  no  more 
than  increase  the  possibility  of  accidentally  adding  the  wrong  lubricant. 

Journal  bearings 

151.  A  journal  bearing  is  the  sleeve  fitted  around  a  rotating  shaft  (the 
journal)  to  provide  a  wearing  surface.  The  terms  sleeve  bearing  and  plain 
bearing  are  also  used.  Journal  bearings  may  be  lubricated  with  either  oil  or 
grease.  If  oil  is  required,  a  wear  resistant  general  purpose  R&O  oil  of 
recommended  viscosity,  with  antifoaming  and  demulsifying  agents,  is  often 
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sufficient.  If  severe  or  shock  loading  is  involved,  an  EP  oil  may  be 
recommended. 

152.  Generally,  oil  is  better  than  grease  as  a  lubricant  for  journal 
bearings.  Where  clearance  between  a  journal  and  its  bearing  is  relatively 
large,  speed  is  low,  and  shock  loading  is  involved,  grease  is  used.  NLGI  No. 

2  or  No.  1  are  most  commonly  used.  Since  there  is  a  relatively  large  contact 
area  in  journal  bearings,  from  which  heat  is  not  easily  transferred,  NLGI 
grease  numbers  greater  than  No.  2  are  not  commonly  used. 

153.  Flexible  plate  thrust  bearings  are  closely  related  to  journal 
bearings  in  that  they,  like  some  journal  bearings,  are  hydrodynamically 
lubricated.  A  well-refined  general  purpose  R&O  oil  of  recommended  viscosity, 
with  antifoaming  and  demulsifying  agents,  is  the  universal  lubricant,  but  in 
some  cases  premium  or  turbine  quality  oil  may  be  recommended.  The  use  of  EP 
agents  is  not  required  for  hydrodynamic  operation  since  wearing  surfaces  are 
completely  separated  by  the  oil  film. 

Antifriction  bearings 

154.  Antifriction  (ball  or  roller)  bearings  are  lubricated  with  either 
oil  or  grease  as  designated  by  the  manufacturer.  These  bearings  function  on 
the  elastohydrodynamic  principle  and  depend  more  critically  on  viscosity  to 
maintain  film  thickness.  Because  viscosity  varies  with  temperature,  it  is 
the  viscosity  at  operating  temperature  that  is  important,  not  the  published 
viscosity  based  on  standard  temperatures.  Most  manufacturers  follow  the 
guidelines  listed  in  Table  5. 

155.  The  question  that  remains,  however,  is:  "Which  standard  viscosity 
will  have  the  required  viscosity  at  the  temperature  of  operation?"  The 
manufacturer  ordinarily  provides  this  information,  but  producers  can  also 
provide  the  information. 

156.  Rust  is  particularly  damaging  to  antifriction  bearings  which  depend  on 
extremely  smooth  surfaces  to  provide  prolonged  life.  Even  very  small  rust 
pits  reduce  smoothness  and  the  life  of  a  bearing.  Consequently,  it  is  impor¬ 
tant  that  an  antirust  additive  be  included  in  the  selected  oil.  A  well- 
refined  general  purpose  R&O  oil  with  antifoaming  and  demulsifying  agents  will 
ordinarily  be  recommended.  EP  additives  are  used  when  the  machine  is  fre¬ 
quently  stopped  and  started,  when  heavy  or  shock  loading  is  present,  or  when 
sliding  motion  is  excessive.  Otherwise,  they  are  not  usually  required. 
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157.  Because  of  the  variety  of  greases  found  in  the  market  today,  grease 
selection  is  more  difficult  than  oil  selection.  As  always,  the  manufacturer's 
recommendation  should  be  followed.  When  the  recommended  grease  is  not  avail¬ 
able,  a  substitute  is  required.  NLGI  No.  2  is  the  most  commonly  used  grease. 

If  low  ambient  temperatures  are  involved.  No.  1  may  be  recommended,  and  if  the 
grease  is  dispensed  from  a  central  system.  No.  0  may  be  recommended.  For  higher 
speeds.  No.  3  or  even  No.  4  may  be  required.  Grease  containing  a  lithium 
complex  thickener  is  most  frequently  used,  and  if  there  is  no  other  recom¬ 
mendation,  Lithium  No.  2  is  the  best  to  start  with.  Calcium  complexed  greases 
may  be  recommended,  especially  where  water  is  a  likely  contaminant.  Sodium 
greases  are  seldom  recommended,  and  they  resist  water  very  poorly.  Because  of 
the  critical  role  viscosity  plays  in  EHD  lubrication,  particular  attention 
should  be  given  to  the  viscosity  of  the  oil  in  the  grease. 

158.  Rust  and  oxidation  inhibitors  should  be  included  in  a  grease  for 
the  same  reasons  they  are  included  in  oil  used  in  antiwear  bearings.  Solid 
EP  additives,  such  as  molybdenum  disulfide  or  graphite,  are  often  included 
in  grease  intended  for  heavy  duty  use.  These  substances  are  of  no  substan¬ 
tial  benefit  in  antifriction  bearings  but  they  are  not  detrimental  either. 

Gears 

159.  Oil  is  ordinarily  preferred  for  both  open  and  closed  gears,  but  the 
oil  for  open  gears  is  a  heavy  residual  oil  that  often  contains  tackiness 
agents  and  is  extremely  adhesive.  Gear  oil  should  not  be  confused  with 
grease.  Grease  is  also  used  for  gear  systems  but  most  designers  avoid  grease 
unless  there  is  some  special  reason.  Table  6  lists  appropriate  lubricants  for 
various  gear  types  and  loads. 

160.  Because  of  the  wide  differences  in  configuration  and  application,  it 
is  difficult  to  make  broad  generalizations  regarding  lubrication  for  enclosed 
gears.  Viscosity  recommendations  cover  a  broad  range  and  the  use  of  EP 
additives  depends  entirely  on  the  gear's  design.  The  AGMA  prepared  specifi¬ 
cation  250.04,  Lubrication  of  Industrial  Enclosed  Gear  Drives.  Although 
selection  cannot  be  made  entirely  on  this  publication,  it  should  provide  a 
reasonable  guide  when  no  better  recommendation  is  available.  A  portion  of 

this  publication  is  given  in  Appendix  E. 

161.  Open  gears  are  usually  lubricated  with  heavy  residual  oil  containing 
tackiness  agents.  These  lubricants  are  extremely  adhesive  and  tend  to  collect 
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dust  and  sand  particles  that  can  build  into  an  abrasive  cake.  In  extremely 
dusty  environments,  this  problem  can  become  severe.  A  common  remedy  is  to 
clean  the  gears  using  an  agent  such  as  Stoddard  solvent.  However,  some 
producers  feel  there  is  an  alternative.  They  suggest  that,  in  some  cases,  an 
NLGI  No.  2  grease  with  a  tackiness  agent  and  an  EP  additive  can  be  used.  The 
theory  is  that  the  lighter  consistency  of  No.  2  grease  allows  particles  to  be 
flushed  from  between  the  gear  teeth  instead  of  forming  a  cake.  AGMA  Specifi¬ 
cation  231.02,  Lubrication  of  Industrial  Open  Gearing,  provides  information  to 
help  select  an  appropriate  product.  A  portion  of  this  publication  is  given  in 
Appendix  E. 

162.  Worm  gears  involve  a  much  greater  degree  of  sliding  motion  than  other 
types  of  gears.  Bronze  is  most  commonly  used  for  the  worm  because  it  has  a 
naturally  low  coefficient  of  friction.  To  further  reduce  friction,  compounded 
oils  are  used.  EP  additives  may  also  be  recommended.  The  contact  area  in 

worm  gears  is  greater  than  in  other  types  of  gears.  Although  this  reduces  the 
load  per  unit  area,  worm  gears  tend  to  operate  at  higher  temperatures  than 
other  gear  types.  Consequently,  oil  for  worm  gears  is  heavy  bodied.  Oil 
suitable  for  worm  gears  is  commonly  classed  as  a  heavy  bodied  steam  cylinder 
oil . 

Electric  motors 

163.  Either  plain  bearings  (sleeve)  or  antifriction  bearings  may  be  found 
in  electric  motors.  Previous  discussion  about  selecting  lubricants  for  these 
bearing  types  also  applies  to  electric  motors.  However,  manufacturers  and 
producers  strongly  emphasize  that  the  level  of  lubricant  in  electric  motors  is 
very  critical.  In  many  cases,  motors  that  are  equipped  with  plain  bearings 

and  use  oil  are  ring  lubricated.  If  the  oil  level  in  the  reservoir  is  so  low 
that  the  ring  does  not  dip  into  the  oil,  the  bearings  will  be  starved  and 
damaged.  If  the  reservoir  is  too  full,  the  oil  might  get  into  the  windings 
and  cause  damage.  If  grease  is  used  for  antifriction  bearings,  excessive 
grease  may  cause  churning  and  undesirable  heating. 

Hydraulic  systems 

164.  Although  viscosity  is  always  the  most  important  consideration  in 
selecting  an  oil,  it  is  particularly  true  in  hydraulic  systems.  Selection 
depends  largely  on  the  type  of  pump  that  is  used  in  the  system.  Gear  pumps 
use  relatively  heavy  oils  while  vane  pumps  use  lighter  oils.  If  the  viscosity 
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is  too  low  in  either  case,  "chattering"  may  occur.  No  generalization  can  be 
made  regarding  viscosity  for  piston  pumps;  it  varies  over  a  wide  range. 

165.  Oil  for  a  hydraulic  system  should  be  heavy  enough  to  seal  spaces 
between  the  pump  components  and  to  minimize  wear.  On  the  other  hand,  if  it  is 
too  thick,  excessive  drag  and  power  loss  will  develop.  Hydraulic  pump  manu¬ 
facturers  always  specify  viscosity  limits  for  operation  and,  in  many  cases, 
they  will  give  maximum  startup  and  minimum  operating  limits.  Recommended 
viscosities  usually  fall  between  70  and  250  SUS  at  operating  temperature, 

166.  Because  the  oil  viscosity  should  remain  within  certain  limits 
during  operation,  the  VI  should  be  considered  when  selecting  an  oil.  It 
need  not  be  any  higher  chan  demanded  by  local  temperature  ranges,  but  since 
there  is  no  simple  way  for  a  user  to  make  a  reasonable  estimate,  it  is 
probably  best  to  use  an  oil  with  VI  in  the  range  of  95  to  100.  Since 
paraffinic  oils  have  better  VI,  oils  formulated  specifically  for  hydraulic 
use  are  of  that  class. 

167.  Foaming  can  be  a  problem  in  hydraulic  systems.  Although  manu¬ 
facturers  can,  and  do,  control  foaming  in  the  design  of  their  hydraulic 
systems,  hydraulic  oils  should  contain  antifoaming  agents. 

168.  Condensation  can  develop  in  a  hydraulic  system  and  cause 
corrosion.  To  reduce  the  level  of  water  in  the  oil,  a  demulsifying  agent 
should  be  included. 

169.  Finally,  since  there  is  a  large  amount  of  sliding  motion  involved 
in  hydraulic  systems,  antiwear  agents  are  usually  specified  and,  in  some 
cases,  the  oil  may  be  required  to  pass  the  Vickers  vane  test. 

Compressors 

170.  Compressors  are  essentially  pumps.  There  is  virtually  no  differ¬ 
ence  in  the  fundamental  functioning  of  a  compressor  and  a  pump.  What  is 
different  is  that  a  compressor  pumps  air  while  a  pump  pumps  a  liquid  such 

as  water  or  oil. 

171.  Condensation  and  the  presence  of  oxygen  cause  problems  for  lubrica¬ 
tion  in  air  compressors.  In  some  cases,  heavy-duty  use  and  high  temperatures 
are  also  involved.  Compressed  air  exposes  the  oil  to  much  more  oxygen  than  in 
other  systems  of  lubrication  and,  where  temperatures  are  high,  oxidation  is 
accelerated.  Consequently,  the  ability  of  a  lubricant  to  resist  oxidation  and 
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rust  is  of  much  greater  concern  in  a  compressor  than  in  most  other 
appl ications. 

172.  The  expected  severity  of  oxidation  and  condensation  establishes  the 
type  of  oil  that  a  manufacturer  will  recommend.  When  temperatures  are  high 
and  the  operation  is  heavy  duty,  conditions  are  similar  to  those  within 
cylinders  of  an  internal  combustion  engine.  In  such  a  case,  automotive  oils 

or  automatic  transmission  oils  may  be  recommended.  If  neither  excessive 
temperature  nor  excessive  condensation  is  anticipated,  an  R&O  oil  from  naph¬ 
thenic  base  stocks  is  normally  preferred.  In  cases  where  the  VI  is  a  matter 
of  concern,  a  paraffinic  oil  may  be  recommended.  Turbine  oils  may  also  be 
specified.  Normally,  naphthenics  are  recommended  unless  the  VI  is  a  major 
concern.  When  condensation  cannot  be  sufficiently  controlled,  compounded 
naphthenic  oils  may  be  recommended.  These  oils  contain  fatty  acids  and  other 
compounds  that  strongly  adhere  to  metal  surfaces  and  reduce  contact  with  water 
that  might  be  present.  These  oils  also  provide  emulsifying  qualities.  They 
are  more  prone  to  oxidation  than  uncompounded  oils  and  are  restricted  to 
special  applications.  They  should  not  be  used  unless  specified  by  the 
manufacturers.  In  special  cases,  synthetics  are  recommended  to  obtain 
improved  rust  and  oxidation  inhibition,  a  better  VI,  and  a  lower  pour  point. 

173.  When  gases  other  than  air  are  used  in  a  compressor,  harmful 
chemical  reactions,  other  than  oxidation  of  the  oil,  may  occur.  Refrigera¬ 
tion  systems,  for  example,  usually  require  either  special  preparations  of 
oil  or  nonpetroleum  lubricants  to  retard  the  unwanted  reaction.  A  discus¬ 
sion  of  those  lubricants  is  beyond  the  scope  of  this  report. 

Wire  rope  and  chains 

174.  Wire  rope  and  chains  are  not  manufactured  to  hold  lubricants  in 
place.  The  strands  of  wire  rope  and  the  sleeves  of  chains  will  hold  a 
lubricant  to  some  extent,  but  eventually  the  lubricant  will  be  worked  out 
from  between  the  wearing  surfaces.  Furthermore,  there  is  no  system  to 
continuously  resupply  the  lubricant  as  it  is  lost.  Although  chains  are 
sometimes  passed  through  baths  or  under  jets,  the  supply  is  not  strictly 
continuous.  In  addition,  wire  rope  and  chain  systems  are  often  exposed 
directly  to  the  atmosphere  and  elements  of  weathering  and  abrasive 
contaminants.  These  factors  impose  a  requirement  for  above  ordinary 
adherence . 
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175.  Heavy  oil  with  a  high  asphaltic  content  provides  the  best 
adherence.  Heating,  or  the  use  of  solvents,  may  be  required  for 
application.  If  a  dip  system  is  present,  thinner  oils  of  appropriate 
viscosity  are  recommended. 

Insulating  oil 

176.  Although  insulating  oil  is  not  intended  for  lubrication,  it  is  used 
at  Corps  hydraulic  installations.  Selecting  insulating  oil  is  simple  com¬ 
pared  to  selecting  lubricating  oil.  ASTM  specification  D  3487  is  the 
standard  which  governs  the  quality  of  insulating  oil.  AIL  producers  meet 
these  specifications  with  the  exception  of  impulse  strength,  which  varies 
among  producers.  However,  the  producers  publish  test  data  and  a  user  can 
easily  determine  if  the  product  meets  requirements.  It  is  also  possible 

that  water  content  is  above  the  limits  set  in  ASTM  D  3487  because  of  conden¬ 
sation  in  shipping  containers  or  transport  tankers.  Users  should  sample  and 
test  insulating  oil  for  its  water  content  upon  delivery  and  before  intro¬ 
duction  into  electrical  equipment.  The  contractor  delivering  the  oil  is 
ordinarily  held  responsible  for  meeting  specifications,  not  the  producers. 
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PART  V:  PROBLEMS  FOUND  IN  THE  SURVEY 


177.  It  was  initially  assumed  that  problems  voiced  by  several  field 
installations  reflected  widespread  lubricant  problems,  although  the  survey 
conducted  during  this  research  did  not  indicate  that  problems  were 
widespread.  To  determine  the  extent  of  lubrication  problems,  15  points  of 
contact  designated  by  district  offices  during  the  Phase  I  survey  were  asked 
to  determine  if  any  of  the  problems  mentioned  in  the  survey  were  being 
experienced  in  their  districts.  Also,  staff  members  of  operations  or  design 
sections  were  asked  to  determine  if  such  problems  had  been  reported. 

Although  no  significant  complaints  were  uncovered,  it  was  concluded  that  the 
absence  of  problems  given  in  the  survey  truly  reflected  field  circumstances. 

Lubricant  Breakdown 


178.  In  the  broadest  sense,  breakdown  or  decomposition  of  lubricants 
refers  to  chemical  alteration  resulting  in  loss  of  desired  properties.  When 
oil  and  grease  are  oxidized,  they  produce  sludge  or  varnish  that  causes 
heating  and  contributes  to  corrosion.  In  some  cases  of  breakdown,  additives 
are  depleted.  Dust  particles,  solvents,  or  corrosive  agents  might 
contaminate  a  lubricant.  All  of  these  possibilities  might  be  referred  to  as 
breakdown  or  decomposition. 

179.  Breakdown  does  not  imply  that  oil  molecules  are  broken  into  smaller 
molecular  weight  components,  resulting  in  lower  viscosity.  However,  contami¬ 
nation  with  a  solvent  or  oil  of  lesser  viscosity  can  result  in  reduced  vis¬ 
cosity.  Discoloration  due  to  aging  does  not  necessarily  indicate  breakdown. 

180.  Field  personnel  often  refer  to  the  separation  of  the  oil  in  a 
grease  from  the  thickener  as  breakdown.  Although  separation  does  indeed 
thin  the  grease  or  increase  its  penetration,  it  does  not  necessarily  indi¬ 
cate  any  chemical  alteration.  Long-term  storage  or  excessive  heat  can  also 
induce  separation. 

181.  The  Corps  survey  did  not  identify  any  cases  where  an  oil  failed  or 
broke  down.  This  is  not  surprising.  Oils  used  at  Corps  hydraulic  instal¬ 
lations  have  been  studied  by  producers  for  years  and  have  been  improved  to 
very  high  levels  of  performance.  Manufacturers  have  also  learned  the 
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appropriate  oils  to  use  for  a  given  application  and  the  oil  producers  have 
developed  such  a  wide  variety  of  products  that  almost  any  demand  can  be 
met.  If  the  recommended  lubricant  is  properly  applied,  the  probability  of 
failure  due  to  the  oil  itself  is  minimal. 

182.  In  one  case,  the  oil  was  reported  to  be  breaking  down  in  a  speed 
reducer,  but  it  was  suspected  the  oil  had  been  in  place  for  34  years  (since 
1951).  After  such  long  service,  any  oi’  can  be  expected  to  oxidize,  darken, 
and  become  sludged.  This  case  was  not  regarded  as  a  problem  with  the  oil. 

183.  A  few  complaints  about  the  grease  or  gear  dressing  for  open  gears 
were  documented.  No  trend  in  either  the  product  or  the  function  could  be 
identified  and  maintenance  personnel  have  made  changes  to  obtain 
satisfactory  performance. 


Compatibility 

184.  Many  individuals  believe  that  catastrophic  failure  follows  if  two 
incompatible  lubricants  are  mixed.  That  is  seldom,  if  ever,  the  case  and  the 
misunderstanding  arises  due  to  what  is  meant  by  incompatibility.  Incompati¬ 
bility  ordinarily  refers  to  the  failure  of  one  lubricant  to  match  the  quali¬ 
ties  of  another  with  which  it  will  be  mixed.  This  might  occur  when  makeup  is 
added  or  a  new  product  is  introduced.  For  example,  if  an  oil  with  no  oxida¬ 
tion  inhibitor  were  added  to  one  containing  an  inhibitor,  the  effect  would  be 
to  dilute  the  inhibitor  concentration  in  the  mixture.  The  extent  of  dilution 
would  depend  on  the  amount  of  uninhibited  oil  added.  A  similar  example  would 
be  if  a  general  purpose  oil  is  added  to  a  compounded  oil  of  the  same 
viscosity.  Fats  used  in  the  compounded  oil  to  provide  greater  lubricity  would 
be  diluted  proportionate  to  the  amount  added.  Using  the  wrong  lubricant  could 
result  in  damage  t5  machinery  in  a  very  short  time,  but  this  is  not  usually  a 
matter  of  compatibility. 

185.  In  any  of  these  cases,  catastrophic  failure  would  not  be  an 
immediate  consequence.  If  the  dilution  were  very  small,  there  would  be 
essentially  no  difference  in  performance.  Even  if  the  dilution  were  quite 
large,  catastrophic  failure  would  not  follow  immediately  but  the  life  of 
either  the  oil  or  the  machinery  would  be  reduced.  In  this  sense, 
compatibility  refers  to  dilution  of  a  desired  additive  or  quality. 
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186.  There  are  cases  where  this  definition  (i.e.,  unmatched  qualities) 
would  not  be  appropriate.  One  oil  might  contain  an  additive  that  would 
neutralize  an  additive  in  the  other  oil.  Motor  oils,  for  example,  contain 
detergents  that  keep  contaminants  and  water  suspended  in  the  oil.  General 
purpose  industrial  oils  contain  demulsifiers  to  retard  the  suspension  of 
water.  Mixing  one  with  the  other  would  counteract  the  desired  effects  of 
either  one.  Again,  the  degree  of  mixing  would  influence  the  extent  of  quality 
reduction.  The  viscosity  would  remain  unchanged  and  lubrication  would  con¬ 
tinue  with  no  catastrophic  failure.  However,  the  life  of  the  machinery  would 
probably  be  reduced  if  the  condition  continued  for  an  extended  period  of  t  ime. 

187.  Incompatibility  can  also  occur  if  the  oil  contains  a  corrosive 
additive.  EP  additives  can  sometimes  be  corrosive  to  bearings  made  of 
alloys.  Zinc  dialkyl  dithiophosphate  is  a  widely  used  additive  that  pro¬ 
vides  wear  reduction  but  has  a  corrosive  effect  on  lead-bronze  bearings. 

Copper  alloys  react  with  acid  succinates  to  yield  a  soluble  copper  complex 
that  promotes  oxidation  of  the  oil. 

188.  These  cases  would  seem  to  imply  that  compatibility  is  always  a 
problem,  but  in  practice,  a  few  simple  rules  will  virtually  eliminate  incom¬ 
patibility  problems: 

a.  Select  an  oil  from  the  same  class  as  the  one  being  used. 

Brand  names  do  not  make  a  great  deal  of  difference;  oils 
within  a  given  class  are  all  quite  similar.  The  various 
classes  that  might  be  encountered  were  discussed  in  Part  IV. 

b.  The  selected  oil  should  have  equal  or  better  specifications 
than  the  one  with  which  't  will  be  mixed. 

c.  The  lubricant  should  meet  or  exceed  the  manufacturer's 
specifications . 

d.  If  machinery  is  known  to  contain  bearings  made  of  an  alloy 
affected  by  certain  additives,  the  manufacturer  will 
normally  notify  the  user.  Orders  for  oil  should  prohibit 
inclusion  of  such  additives. 

189.  The  compatibility  between  acid-refined  and  hydrogen-refined  oils  has  been 
questioned.  The  purpose  of  any  refining  process  is  to  remove  undesirable 
constituents  within  the  oil.  In  either  acid  or  hydrogen  refining,  the 
primary  objective  is  to  remove  unsaturated  hydrocarbons  (the  full  complement 
of  hydrogen  is  not  present).  Unsaturated  hydrocarbons  are  chemically  more 
reactive  than  saturated  hydrocarbons  and  are  more  susceptible  to  oxidation. 
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They  may  be  eliminated  in  either  of  two  ways.  In  hydrogen  refining,  hydro¬ 
gen  is  added  to  provide  saturation.  In  other  words,  unsaturates  are 
converted  to  saturates  which  are  less  susceptible  to  oxidation.  Nothing  is 
removed  from  the  oil;  it  is  simply  converted. 

190.  In  acid  refining,  sulfuric  acid  is  added  and  reacts  with  unsatu¬ 
rates  to  form  sulfur  compounds  that  can  be  selectively  removed  from  the 
oil.  The  reacted  sulfur  compounds  form  a  sludge  and  its  disposal  has  become 
an  environmental  problem.  This  has  caused  a  shift  to  hydrogen  refining. 

191.  In  either  case,  the  product  is  essentially  the  same.  In  hydrogen 
refining,  unsaturates  are  converted  to  saturated  hydrocarbons  and  in  acid 
refining,  the  unsaturates  are  removed,  leaving  saturated  hydrocarbons. 

However,  there  are  slight  differences.  No  two  oils  are  exactly  the  same 
unless  taken  from  the  same  refined  batch.  Furthermore,  hydrogen  refining 
does  remove  certain  aromatics  somewhat  more  effectively  than  acid 
refining.  Such  differences  are  so  minor  that  these  oils  can  be  mixed  with 

no  problems. 

192.  Compatibility  between  these  two  refined  types  comes  into  question 
in  insulating  oils.  In  earlier  years,  acid-refined  naphthenic  base  stocks 
were  used  for  insulating  oils.  (As  discussed  in  Part  III,  these  oils  have  a 
lower  pour  point  than  paraf f inics . )  In  more  recent  times,  oil  producers 
faced  with  dwindling  sources  of  naphthenic  crudes  began  producing  paraffinic 
insulating  oils.  This  occurred  at  about  the  same  time  that  hydrogen 
refining  replaced  acid  refining.  Consequently,  older  transformers  are  very 
likely  to  contain  acid-refined  naphthenic  oil.  However,  when  new  makeup  oil 
is  purchased,  it  may  be  a  paraffinic  hydrogen-refined  oil. 

193.  The  refining  process  differences  lead  to  suspicions  of  compatibil¬ 
ity  problems.  However,  the  only  significant  difference  is  the  fact  that 
paraffinics  provide  a  higher  pour  point.  Although  this  is  of  little  con¬ 
cern  in  warm  climates,  it  could  be  significant  in  very  cold  climates. 

194.  Lubricating  oils  may  be  either  paraffinic  or  naphthenic  depending 
on  intended  use,  but  there  are  no  restrictions  on  availability.  If  one 

type  is  being  used,  there  is  no  problem  in  acquiring  more  of  the  same. 
Differences  in  the  refining  processes  are  of  no  consequence. 

195.  Greases  may  be  incompatible  in  a  different  manner  than  oils.  In  a 
few  cases,  greases  may  lose  their  structure  when  mixed.  Although  this  is 
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not  common,  it  is  m..3t  likely  to  occur  when  greases  with  two  different  soap 
thickeners  are  mixed.  The  result  is  unpredictable.  The  best  policy  is  to 
not  mix  different  brands  of  greases.  If  a  new  brand  of  grease  must  be 
introduced,  it  should  be  injected  in  such  a  manner  that  the  old  is  forced 
out  as  much  as  possible.  Greases  may  also  be  incompatible  in  the  same 
sense  as  oil.  That  is,  if  the  addition  of  new  grease  in  any  way  reduces 
characteristics  below  specifications  for  the  original  grease  it  may  be 
considered  incompatible.  The  only  reliable  way  to  determine  compatibility 
between  two  greases  is  to  test  them.  A  more  simple  solution  is  to  avoid 
mixing  them. 


Cold  Weather  Effects 


196.  The  viscosity  of  any  oil  increases  as  the  temperature  decreases. 
Often  this  increase  is  sufficient  to  cause  a  considerable  increase  in  power 
requirements  for  machinery  operation.  When  the  condition  is  extreme, 
machinery  may  become  inoperable.  The  traditional  methods  of  remedy  have  been 
to  either  provide  a  heating  device  to  warm  the  oil  to  an  acceptable  viscosity 
or  to  simply  change  the  oil  to  one  with  a  lower  viscosity.  Oil  producers  and 
machine  manufacturers  indicate  that  the  only  other  alternative  is  to  use  a 
synthetic  oil.  Synthetics  have  much  lower  pour  points  and  better  viscosity 
indexes.  Although  heaters  are  frequently  used  in  northern  districts,  syn¬ 
thetics  are  used  in  at  least  one  case  to  reduce  cold  weather  effects. 

High  Priced  Proprietary  Lubricants 

197.  The  survey  also  attempted  to  identify  any  high-priced  proprietary 
lubricants  recommended  by  equipment  manufacturers  with  the  threat  that  warran¬ 
ties  are  not  honored  unless  the  recommended  lubricant  is  used.  The  lubricants 
used  at  Corps  installations  are  all  competitively  priced  products  and,  while 
there  are  undoubtedly  differences  in  prices,  there  is  nothing  to  suggest  they 
could  be  considered  high  priced.  Furthermore,  the  survey  did  not  indicate 
that  use  of  a  given  brand  had  been  specified  by  the  manufacturer.  Since  most 
of  the  lubricants  used  are  very  common  preparations,  there  should  be  no  reason 
to  pick  a  particular  brand. 
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Machinery  Failures 


198.  Only  two  cases  of  machinery  failure  were  mentioned  in  the  survey. 
The  first  case  involved  failure  of  the  gear  reducer  on  a  fish  pump.  The 
second  case  involved  two  overheated  turbines.  Neither  of  these  problems  was 
the  fault  of  the  lubricant,  although  in  the  first  case  the  wrong  lubricant  may 
have  been  used.  (Using  an  alternate  oil  reduced  the  gear  reducer  oil 
temperature  by  5“  F  [-15®  C].)  Furthermore,  the  machinery  is  still  in  use  and 
was  not  catastrophically  damaged. 


Procurement  of  Lubricants 


199.  More  than  80  brand  name  products  were  identified  in  the  survey. 
Some  were  used  at  only  one  or  two  installations  and  were  produced  by  small 
local  companies.  In  most  cases,  products  of  major  producers  such  as  Texaco, 
Exxon,  and  Chevron  were  in  use.  In  some  cases,  the  survey  form  identified 
only  a  MIL  SPEC,  not  a  product  name. 

200.  The  variety  of  products  does  not  appear  to  have  caused  problems  in 
stocking  levels  and  there  were  no  complaints  of  accidentally  using  a  wrong 
lubricant  due  to  a  large  number  of  lubricants  being  available.  Product 
selection  is  based  on  recommendations  of  the  machine  manufacturer,  an  oil 
company  representative,  or  recommendations  from  staff  members  of  Corps  opera¬ 
tions,  engineering,  or  design  sections.  In  a  few  cases,  foremen  or  other 
personnel  responsible  for  maintenance  made  selections. 

201.  Procurement  also  varies.  In  some  cases,  bids  are  accepted  from 
suppliers  based  on  some  general  specification  such  as  those  of  a  manufacturer 
or  a  MIL  SPEC.  In  other  cases,  bids  are  accepted  for  a  particular  brand 
name.  Several  suppliers  usually  carry  the  same  product  and  they  can  bid 
according  to  their  individual  profit  requirements.  In  a  few  cases,  greases 
appear  to  have  come  from  government  supply  sources.  In  one  case,  orders  were 
placed  for  less  than  a  thousand  dollars  and  a  sole  source  was  named.  Oil  that 
did  not  meet  specifications  was  received  at  one  installation,  which  led  the 
district  to  change  its  procurement  procedures  to  naming  specific  brands. 
Another  district  reports  having  requested  naphthenic  oil  but  received  paraf¬ 
finic.  They  ultimately  obtained  a  proprietary  product  at  $3  per  gallon  (the 
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services.  These  services  are  also  available  through  the 
Missouri  River  Division  Oil  Test  Program  at  the  MRD  Laboratory, 
Omaha ,  NE . 

d.  It  is  recommended  that  strict  Corps-wide  control  not  be  imposed 
on  the  selection  and  procurement  of  lubricants.  Guidance 
should  merely  acquaint  personnel  with  the  available  options. 

If  a  district  is  satisfied  with  its  current  practices,  the 
guidance  should  not  prohibit  continuation  of  the  practices. 
Because  Corps  installations  are  spread  over  a  broad  range  of 
geographical  and  climatic  conditions,  freedom  to  adjust  to 
local  conditions  is  recommended. 
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Table  1 

Common  Additives  for  Industrial  Oils 


Rust  inhibitors 
Oxidation  inhibitors 
Antifoamants 
Demulsifiers 
Compounded  oil 
Antiwear  agents 
Extreme  pressure  agents 
Pour  point  depressant 
Viscosity  index  improvers 
Tackiness  agents 


Table  2 

Components  Used  in  Grease  Formulation 


_ Fluids _ 

Mineral  oil 
Synthetic  oils 
Di-esters 
Silicones 
Phosphate  esters 
Fluorocarbon 
Fluorinated  silicone 
Chlorinated  silicone 


Thickeners 

Sodium  soap 
Calcium  soap 
Lithium  soap 
Aluminum  soap 
Barium  soap 
Aluminum  complex 
Lithium  complex 
Bentonite  day 
Silica 

Carbon /graphite 

Polyurea 

PTFE 

Polyethylene 
Indanthrene  dye 
Phthalocyanine  dye 


_ Additives _ 

Antioxidants 
Antiwear  additives 
EP  additives 
Corrosion  inhibitors 
Friction  modifiers 
Metal  deactivators 
VI  improvers 
Pour-point  depressants 
Tackiness  additives 
Water  repellents 
Dyes 

Structure  modifiers 


Reprinted  with  permission  from  Lubrication,  a  Practical  Guide  to  Lubricant 
Selection,  Lansdown,  Copyright  1982,  A.  R.  Pergamon  Press. 
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Table  3 

NLGI  Grease  Classification 


NLGI  consistency  Penetration  at 
number  77“  F  (25“  C) 


000 

445 

to 

475 

00 

400 

to 

430 

0 

355 

to 

385 

1 

310 

to 

340 

2 

265 

to 

295 

3 

220 

to 

250 

4 

175 

to 

205 

5 

130 

to 

160 

6 

85 

to 

115 

Table  4 

Percentage  of  Grease  Production  by 
Thickener  Type  as  of  1981” 


Thickener 


Percent 


Soap 

Lithium  59 
Calcium  16 
Aluminum  8 
Sodium  4 
Others  (mostly  barium)  3 


Nonsoap 

Inorganic 


7 

_ 3 

100 


*Reprinted  with  permission  from  CRC 
Handbook  of  Lubrication  (Theory  and 
Practice  of  Tribology)  Vol .  II, 
Copyright  1983,  CRC  Press,  Inc., 
Boca  Raton,  FL. 
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I'a  b  1  e  5 

Minimum  Viscosity  at  Operating  Temperature 


Bearing  type 

SUS 

cSt 

Radial 

Ball 

70 

13 

Cylindrical  roller 

100 

20 

Spherical  roller 

110 

23 

Tapered  roller 

no 

23 

Thrust 

Ball 

150 

32 

Spherical  roller 

150 

32 

Cylindrical  roller 

160 

34 

Tapered  roller 

160 

34 

Table  6 

Types  of  Lubricant  Used  With  Various  Gear  Applications 


Gear  types 

Lubricant 

Spur 

Helical 

Worm 

Bevel 

Hypoid 

R&O  oil 
(non-EP) 

Normal 

loads 

Normal 

loads 

Light 

loads 

Normal 

loads 

Not 

recommended 

EP  oil 

Heavy  or 

shock 

loading 

Heavy  or 

shock 

loading 

Satisfactory 
for  most 
applications 

Heavy  or 

shock 

loading 

Required 
for  most 
applications 

Compounded 
oil  (about 

5%  tallow) 

Not  nor¬ 
mally  used 

Not  nor¬ 
mally  used 

Preferred  by 
most  gear 
manufacturers 

Not  nor¬ 
mally  used 

For  light 
loading  only 

Heavy-bodied 
open  gear 
oils 

Slow-speed 

open 

ONLY 

Slow-speed 

open 

gearing 

Slow-speeds 

ONLY 

EP  additive 
desirable 

Slow-speeds 
open  gearing 

Slow-speeds 

gearing 

EP  additive 
required 

Grease 

Slow-speed 

open 

gearing 

Slow  speed 

open 

gearing 

Slow-speeds 

ONLY 

EP  additive 
desirable 

Slow-speeds 
open  gearing 

Not 

recommended 

Reprinted  with  permission  from  Root,  D.  C.,  Lubrication  Engineering.  Vol  32, 
No.  8,  Copyright  1976,  Society  of  Tribologists  and  Lubrication  Engineers. 
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APPENDIX  A:  VISCOSITY  AND  GRADE  CONVERSIONS 


Viscositv  ranges  for  ISO  and  ASTM  systens 


ISO 

viscosity 

grade 

Midpoint 

kinematic 

viscosity 

Kinematic 
cSt  at 
Min. 

viscosity 
40  "C  (104 

1 imi ts 
*F) 

Max. 

ASTM,  Say bo  It 
viscosity  number 

Saybolt 
100  'F 
Min. 

viscosi ty 
(37.8  °C) 

Max. 

2 

2.2 

1 .98 

2.42 

32 

34.0 

35.5 

3 

3.2 

2.88 

3.52 

36 

36.5 

38.2 

5 

4.6 

4.14 

5.06 

40 

39.9 

42.7 

7 

6.8 

6.12 

7.48 

50 

45.7 

50.3 

10 

10 

9.00 

11.0 

60 

55.5 

62.8 

15 

15 

13.5 

16.5 

75 

72 

83 

22 

22 

19.8 

24.2 

105 

96 

115 

32 

32 

28.8 

35.2 

150 

135 

164 

46 

46 

41 .4 

50.6 

215 

191 

234 

68 

68 

61  .2 

74.8 

315 

280 

345 

100 

100 

90.0 

110 

465 

410 

500 

150 

150 

135 

165 

700 

615 

750 

220 

220 

198 

242 

1,000 

900 

1,110 

3C0 

320 

288 

352 

1,500 

1,310 

1,600 

460 

460 

414 

506 

2,150 

1,880 

2,300 

680 

680 

612 

748 

3,150 

2,800 

3,400 

1,000 

1,000 

900 

1. 

100 

4,650 

4,100 

5,000 

1,500 

1,500 

1,350 

1. 

650 

7,000 

6,100 

7,500 

Viscosity  ranges  for  AGMA  lubricants 


Rust  and  oxidation 
inhibited  gear  oils 

Vi 

iscosity 

range 

Equivalent 
ISO  grade 

Extreme  pressure 

Gear  lubricants 

AGMA  lubricant  No. 

CSt 

(mm2/s) 

at  40  "C 

AGMA  lubricant  No. 

1 

41 

.4  to  50.6 

46 

2 

61 

.2  to  74.8 

68 

2 

EP 

3 

90 

to  110 

100 

3 

EP 

4 

135 

to  165 

150 

4 

EP 

5 

198 

to  242 

220 

5 

EP 

6 

288 

to  352 

320 

6 

EP 

7 

Compounded 

414 

to  506 

460 

7 

EP 

8 

Compounded 

612 

to  748 

680 

8 

EP 

8A 

Compounded 

900 

to  1,100 

1,000 

BA 

EP 

NOTES:  Viscosity  ranges  for  AGMA  lubricant  numbers  will  henceforth  be  identical  to  those  of  the 
ASTM  system.  Oils  compounded  with  3  percent  to  10  percent  fatty  or  synthetic  fatty  oiK 


A1 


SAE  viscosity  grades  for  engine  oils 
New  Classification  (J-300  SEP  80)* 


SAE 

viscosity 

grade 

Viscosity  y  (cP) 
at  temperature  (°C) 

Max. 

Borderline  pumping 
temperature  2/  (“C) 
Max. 

Viscosity  3/ 
Min. 

cSt)  at 

100  “C 

Max. 

ow 

3,250 

at  -30 

-35 

3.8 

5W 

3.500 

at  -25 

-30 

3.8 

- 

10W 

3,600 

at  -20 

-25 

9.1 

- 

15W 

3,500 

at  -15 

-20 

5.6 

- 

20W 

9,500 

at  -10 

-15 

6.6 

- 

25W 

6,000 

at  -5 

-10 

9.3 

- 

20 

- 

- 

5.6 

Less 

than  9.3 

30 

- 

- 

9.3 

Less 

than  12.5 

90 

- 

- 

12.5 

Less 

than  16.3 

50 

" 

16.3 

Less 

than  21 .9 

NOTE:  1  cP  =  ImPa-s;  IcSt  =  1  iim2/s 
2/  ASTM  D  2602  (cold  cranking  simulator) 
2/  ASTM  D  3829  (mini-rotary  viscometer) 
3/  ASTM  D  995  (Kinematic  viscosity) 


NLGI  grade  numbers  for  greases 


NLGI  1/  grade  No. 

Penetration,  ASTM  2/ 

Description  and  typical  use 

000 

995-975 

Semifluid;  centralized  systems 

00 

900-930 

Semifluid;  centralized  systems 

0 

355-385 

Semifluid;  centralized  systems 

1 

310-390 

Very  soft;  guns  or  centralized  systems 

2 

265-295 

Soft;  guns  or  centralized  systems 

3 

220-250 

Light;  grease  guns 

9 

175-205 

Medium;  pressure  guns 

5 

130- 160 

Heavy;  grease  cups 

6 

85-115 

Block;  open  grease  cellars 

]/  National  Lubricating  Grease  Institute 
2/  worked  (60  strokes),  77  °F  (25  °C) 


A2 


Kinematic 

Saybolt 

Universal 

(Centistokes) 

(Seconds) 

1.8 

32 

2.7 

35 

4.2 

40 

5.8 

45 

7.4 

50 

8.9 

55 

10.3 

60 

11.7 

65 

13.0 

70 

14.3 

75 

15.6 

80 

16.8 

85 

18.1 

90 

19.2 

95 

20.4 

100 

22.8 

no 

25.0 

120 

27.4 

130 

29.6 

140 

31.8 

150 

34.0 

160 

36.0 

170 

38.4 

180 

40.6 

190 

42.8 

200 

47.2 

220 

51.6 

240 

55.9 

260 

60.2 

280 

64.5 

300 

69.9 

325 

75.3 

350 

80.7 

375 

86.1 

400 

91.5 

425 

Kinematic 

Saybolt 

Universal 

(Centistokes) 

(Seconds) 

Sb.8 

450 

102.2 

475 

107.6 

500 

118.4 

550 

129.2 

600 

140.3 

650 

151 

700 

162 

750 

173 

800 

183 

850 

194 

900 

205 

950 

215 

1,000 

259 

1,200 

302 

1,400 

345 

1,600 

388 

1,800 

432 

2,000 

541 

2,500 

650 

3,000 

758 

3,500 

866 

4,000 

974 

4,500 

1,082 

5,000 

1,190 

5,500 

1,300 

6,000 

1,405 

6,500 

1,515 

7,000 

1,625 

7,500 

1,730 

8,000 

1,840 

8,500 

1,950 

9,000 

2,055 

9,500 

2,165 

10,000 

A3 


APPENDIX  B;  GREASE  APPLICATION  GUIDE 
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APPENDIX  C:  CONOCO  OIL  FACT  SHEETS 


High-Quality  Industrial  Oil 

CONOCO  REDIND*  Oils  constitute  a  line  of  high- 
quality,  paraffin-base,  foam  and  rust-inhibited 
oils.  They  provide  excellent  economical  service  in 
applications  where  oxidation-inhibited  or  ex¬ 
treme  pressure  oils  are  not  required.  The  line  of 
CONOCO  REDIND*  Oils  includes  8  regular 
grades. 

CONOCO  REDIND"  Oils  are  recommended  for. 
but  not  limited  to,  the  following  applications: 

•  Lightly  loaded  speed  reducers 

•  Centrifugal  and  turbine  pumps 
.  Electrical  motors 

•  Fans  and  blowers 

•  Back-up  roll  bearings  in  steel  and  aluminum 
roliing  mills 

•  Low  pressure  hydraulic  systems 

•  Air  and  gas  compressors 

•  Steam  and  large  diesel  and  gas  engine  bearings 

•  General  purpose  oiling 


Customer  Benefits 

•  Economical 

•  Good  natural  chemical  stability 

•  Quick  separation  from  water  (regular  grades) 

•  Non-foaming 

•  Protection  against  rust 

•  Minimum  change  in  viscosity  with  temperature 
change 

CONOCO  REDIND*  Oils  are  made  from  high- 
quality,  solvent-refined,  and  filtered  base  stocks 
and  contain  rust  and  foam  inhibitors 

Package  Size 

55-gallon  drum 


CONOCO  REDIND  ’  Oil— Typical  Specifications 


Grade 

32 

46 

68 

100 

150 

220 

320 

460 

ISO/Viscosity  Grade 

32 

46 

68 

100 

150 

220 

320 

460 

Gravity,  API 

31.7 

30  8 

30.0 

29.2 

28.6 

28.0 

27.5 

27.0 

Flash,  °F. 

380 

400 

410 

420 

435 

450 

470 

540 

Pour  Point,  '’F. 

Viscosity: 

-10 

-10 

-10 

10 

10 

10 

10 

10 

SSU  @  100°  F. 

155 

228 

340 

505 

755 

1,120 

1,630 

2,300 

SSU  @  210°F. 

44 

48 

55 

64 

77 

95 

118 

145 

cSt  @  40°  C. 

29-34 

43-49 

63-73 

92-108 

138-162 

205-235 

295-345 

420-490 

cSt  @  100°C. 

5.2 

6.6 

8.5 

11 

14.3 

18.5 

23.7 

29.7 

Viscosity  Index 

ASTM  Rust  Test,  A 

100 

100 

98 

97 

- Pass 

96 

96 

96 

96 

’ASTM  Industrial  Fluid  Lubricants,  Saybolt  Viscosity  Grade  Number 


Tn  continue  to  provide  superior  quality  Conoco  reserves  the  I'ghl  tr 
change  the  composition  ol  its  products  without  notice 

2-50488  CONOCO  INC. 

HOUSTON.  TEXAS 
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Premium-Quality  Industrial  Oils 


CONOCO  DECTOL"  R&O  Oils,  in  eight  regular 
grades,  are  manufactured  from  high-quality, 
solvent-refined,  and  filtered  paraffin-base  stocks. 

CONOCO  DECTOL"  R&O  Oils  contain  a  well- 
balanced  additive  package  to  provide  excellent 
oxidation  resistance,  good  antiscuff  and  antiwear 
properties,  and  good  protection  against  rust, 
corrosion,  and  foam.  Oxidation  stability  at  high 
temperatures  reduces  the  tendency  of  the  oils  to 
“thicken”  in  service  and  retards  change  in  acid 
number. 

Customer  Benefits 

•  Effective  lubricant  for  long  service  life 

•  Excellent  chemical  stability 

•  Minimum  effect  on  most  seal  materials 

•  Excellent  antiscuff  and  antiwear  properties 

•  Excellent  low  temperature  properties 

•  Retains  its  viscosity  over  a  wide  variation  in 
temperatures 

•  Separates  quickly  from  water 

•  Nonfoaming 

•  Superior  rust  protection  to  lubricated  parts 

•  Low  carbon-forming  tendencies  in  air  com¬ 
pressor,  diesel,  and  gas  engine  cylinders 

They  have  a  wide  range  of  service  applications 
and  meet  the  general  requirements  for  oil 
described  as  “Turbine  Oil  Quality."  These  oils,  in 
the  proper  grades,  are  recommended  for; 

•  Air  compressors 


•  Gas  turbines 

•  Hydroelectric  turbines 

•  Steam  turbines  where  this  quality  oil  is  recom¬ 
mended  by  the  equipment  manufacturer 

•  Hydraulic  systems 

•  Speed  reducers 

•  Plain  and  antifriction  bearings 

•  Electric  motors  and  generators 

•  Vacuum  pumps 

•  Centrifugal,  turbine,  and  deep  well  pumps 

•  General  purpose  oiling 

•  Roller  chains 

•  Oiled  couplings 

CONOCO  DECTOL"  R&O  Oils  meet  the  require¬ 
ments  of  Dennison  Specification  HF-1 .  Grade  1 50 
meets  the  requirements  of  Military  Specification 
MIL-H-46001C(1).  Grade  68  is  approved  under 
Cincinnati  Milacron  Specification  P-54.  Grade 
150  meets  the  requirements  of  Cincinnati  Mila¬ 
cron  Specification  P-57. 

Even  though  these  oils  are  highly  fortified  against 
oxidation,  the  correct  grades  of  CONOCO  Tur¬ 
bine  Oil  should  be  used  on  equipment  handling  or 
exposed  to  highly  reactive  gases,  such  as  hydro- 
.gen.  This  applies  particularly  to  hydrogen-cooled 
generators  or  compressors. 

Package  Sizes 


55-gallon  drum 

5-gallon  pall  (not  available  for  Grades  320  or460) 
Bulk 
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CONOCO  DECTOL*  R&O  Oil 
Product  Typicals 


ISO  Grade 

32 

46 

68 

100 

150 

220 

320 

460 

IVN* 

150 

215 

315 

465 

700 

1000 

1500 

2150 

AGMA  No. 

— 

1 

2 

3 

4 

5 

6 

Gravity,  API 

31.5 

30.9 

30.3 

29.8 

29.0 

28.5 

28.0 

27.5 

Flash,  °F  COG  (ASTM  D-92)  Min. 

380 

400 

440 

455 

470 

490 

520 

535 

Pour  Point.  °F. 

-20 

-10 

0 

5 

5 

5 

5 

10 

Viscosity: 

SSU  @  100°  F. 

155 

226 

340 

505 

755 

1120 

1630 

2340 

SSU  @  210°  F. 

44 

48 

55 

64 

78 

95 

119 

148 

cSt  @  40°C. 

32 

46 

68 

100 

150 

220 

320 

460 

cSt  @  100°C 

5.2 

6.6 

8.5 

11.0 

14.5 

18.7 

24,0 

30.3 

Viscosity  Index 

100 

99 

98 

98 

98 

98 

98 

98 

Color,  Max.  (ASTM  D-1500) 

2.0 

2.5 

3.0 

5.0 

5  5 

7.0 

7.5 

7.5 

ASTM  Rust  Test  A&B 

. Pass 

•ASTM  Industrial  Fluid  Lubricants,  Saybolt  Viscot  'y  Grade  Number 


Detailed  physical  health  and  safety  in'ormation  on  this  product  is  available  on  a  Material 
;  Safety  Data  Sheet  This  MSDS  form  may  be  obtained  by  writing  or  calling  Conoco  Inc  . 
I  Medical  Department.  P  O  Box  1267,  P140-ST.  Ponca  City  ,  OK  74603  Phone  (405)  767-6000 


■^o  continue  to  provide  superior  quality,  Conoco  reserves  the  right  to  change  the  composition  of  its  products  vvithout  notice 
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Premium  Quality  Turbine  Oils 


CONOCO  Turbine  Oils  are  high-quality,  long 
service-life  oils.  They  are  designed  to  meet  the 
severe  chemical  stability,  antifoam,  and  antirust 
requirements  of  oils  for  steam,  hydraulic,  and  gas 
turbines.  They  also  fill  the  needs  of  the  industry 
for  oil  described  as  “Turbine  Oils"  or  of  “Turbine 
Oil  Quality.”  Turbine  oils,  in  the  required  grades, 
are  recommended  for: 

•  Steam  turbines 

•  Gas  turbines 

•  Hydro-electric  turbines 

•  Electric  motors 

•  Lightly-loaded  hydraulic  systems 

•  Air  compressors 

•  Vacuum  and  deep  well  pumps 

•  Speed  reducers 

•  Lightly-loaded  plain  and  antifriction  bearings 

•  General  purpose  lubrication 

CONOCO  Turbine  Oils  are  manufactured  in  four 
grades.  They  are  fortified  with  balanced  additives 
to  further  improve  chemical  stability  of  theoil  and 
extend  service  life.  These  oils  have  had  a  distin¬ 
guished  service  record  in  industry  for  many  years, 
yet  they  are  under  constant  research  surveillance 
to  keep  them  second  to  none. 

Customer  Benefits 

•  Highly-refined,  paraffin-base  oils— assure  max¬ 
imum  chr  ical  stability  and  minimum  effect  on 
seal  materials 

•  High  viscosity  index— provides  low  change  in 
viscosity  over  a  given  temperature  range 

•  Excellent  oxidation  stability  to  give  maximum 
service  life 


•  Separates  quickly  from  water 

•  Excellent  foam  resistance— prevents  erratic 
governor  operation  and  assures  smooth  opera¬ 
tion  of  hydraulic  systems 

•  Superior  rust  corrosion  protection 

•  Good  antiwear  qualities 

•  Low  carbon-forming  tendencies 

•  CONOCO  T urbine  Oil  32  has  superb  resistance 
to  hydrogen  used  as  a  cooling  medium  in 
generators 

•  Exceeds  3,000  hours  oxidation  stability  as  mea¬ 
sured  by  ASTM  D-943  (Grade  32  only) 

Package  Sizes 

55-gallon  drum 
5-gallon  pail  (Grade  32  only) 

Bulk 


CONOCO  Turbine  Oil 
Product  Typicals 


Grade 

32 

46 

68 

100 

IVN* 

150 

215 

315 

465 

ISO/Viscosity  Grade 

32 

46 

68 

100 

AGMA  No. 

— 

1 

2 

3 

Gravity,  API 

32.1 

31.0 

30.8 

30.3 

Flash,  °F. 

390 

410 

450 

465 

Pour  Point,  °F. 
Viscosity; 

-30 

-25 

0 

5 

SSU  @  100°F. 

155 

226 

340 

505 

SSU  @  210°F. 

45 

49 

56 

66 

cSt(®40°C. 

29-34 

43-49 

63-73 

92-108 

cSt  @  100°C. 

5.4 

6.8 

8.7 

11.3 

Viscosity  Index 

ASTM  Rust  Test 

100 

100  99 

Pass 

98 

Color,  ASTM 

2.0 

2.5 

3.0 

5.0 

Zinc,  P.P.M.,  Max. 

10 

10 

10 

10 

*ASTM  Industrial  Fluid  Lubricants. 
Number. 

Saybolt  Viscosity  Grade 

Detailed  physical,  health  and  safety  information  on  this  product  is  available  on  a  Material 
Safety  Data  Sheet  This  MSDS  form  rr.oy  be  obtained  by  writing  or  calling  Conoco  Inc., 
Medical  Department,  P.O.  Box  1267,  P140-ST,  Ponca  City.  OK  74603,  Phone  (405)  767-6000. 


To  continue  to  provide  superior  quality.  Conoco  reserves  the  right  to  change  the  composition  of  its  products  without  notice. 
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Magazine’s 

Exclusive  Chart 


Interchangeable 

Lubricants 


R.  L.  MARINELLO,  Senior  Editor 


A  reduction  in  the  number  of  lu¬ 
bricants  used  iti  an  industrhil 
plant,  coupled  with  an  all-out  effort 
to  attain  the  m.iximum  use  from 
each  lubricant,  should  be  the  main 
objective  of  a  plant  engineering  de¬ 
partment  trying  to  reduce  lubrica¬ 
tion  costs. 

These  goals  can  be  accomplished 
in  a  number  of  ways.  Savings  can  be 
realized  by  consolidating  to  fewer 
types  of  lubricants,  improving  pur¬ 
chasing  methods,  using  belter  qual¬ 
ity  lubricants  for  a  wider  range  of 
machinery,  reclaiming  used  lubri¬ 
cants,  and  reducing  losses  from 
leaks. 

Consolidating  to  fewci  types  of 
lubricants  should  be  the  hrst  aim  of 
a  plant  engineering  department. 
The  first  step  is  to  find  out  how 


many  types  of  lubricams  the  piani 
uses.  Such  a  studv  may  rc-eal  ’h^t 
individual  departments  arc  speci¬ 
fying  ’-arious  lubricant-  for  their 
own  use  when  a  ccnt'.tiizcd  pm- 
chasing  plan  could  heip  rcauce  the 
variety  by  10  to  30  percent  Several 
benefits  can  be  realized  by  -stocking 
fewe.i"  lubricants.  The  ch.mcc  of 
lubricators'  ucing  the  wr.’ng  prod¬ 
uct  is  reduced,  fewer  personnel  are 
involved  in  requisitioning,  and  in¬ 
ventory  can  be  controlled  more  ef¬ 
fectively. 

Plants  can  consolidate  their  lu¬ 
bricants  and  reduce  inventory  with 
the  help  of  Plant  Engineering 
magazine's  chart  of  interchange¬ 
able  lubricants  The  first  chart, 
published  in  our  August  2,  1968, 
issue,  contained  the  names  of  26 
suppliers.  The  chan  in  t.’iis  issue, 
the  fifth  update,  contains  the  latest 
information  from  more  than  100 
suppliers 

Used  properly,  the  chart  can  be  a 
valuable  reference,  it  can  help  the 
engineering  department  identify 
equivalent  lubricant  products  and 
sources  and  can  serve  as  a  guide  for 
consolidating  lubricant  stocks.  .Any 
plant  using  more  than  20  lubricants 
is  a  prime  candidate  for  consolida¬ 
tion.  Even  if  fewer  than  20  lubri¬ 
cants  are  used,  further  con^olid.!- 
tion  may  be  possible. 

Some  lubrication  suppliers  might 
question  the  advisability  of  us.ng 
viscosity  as  the  prime  guideline  m 
selecting  lubricant.s.  However,  \  is- 
cositv  is  one  of  the  most  impoirtant 
properties  of  a  lubi.cnnt,  and  ii  is 
widely  used  as  a  general  •lection 
guide.  Viscosiiv  IS  specified  in  sev- 


TABLE  1 

Commonly  Used  Industrial  Lubricant  Viscosity  Ratings 


PL'nt 

Engineering 

Magaz.ne's 

Designation" 

ISO 

Viscosity 

Grade 

AGMAt 
Grade  No 
(approx  ) 

SAEt 

Viscosir/  No. 
(approx.) 

SAE  Gear 
Lubircant  No. 
(approx  ) 

Viscosity, 
SUS 
at  210  F 
(approx.) 

32 

2 

60 

10 

105 

22 

- 

150 

32 

10W 

75W 

40 

215 

46 

1 

10 

- 

43 

315 

68 

2 

20 

SOW 

50 

465 

100 

3 

30 

60 

700 

150 

4 

40 

85W 

75 

100U 

220 

5 

50 

SO 

95 

1500 

320 

6 

60 

110 

2150 

460 

7 

70 

140 

130 

3150 

680 

8 

" 

140 

recof^iTiendat'ons. 

fAnierican  Gear  Maf  '.i^acturers  Association 
tSooety  of  Ajtomotive  Engineers.  Inc. 
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cral  ways.  The  American  Society  of 
Lubrication  Engineers  (ASLE)  and 
the  American  Society  for  Testing 
and  Materials  (ASTM)  have  estab¬ 
lished  a  standard  viscosity  scale 
based  on  Saybolt  Universal  Seconds 
at  100  F.  A  comparison  of  the  vari¬ 
ous  viscosity  ratings  that  are  com¬ 
monly  used  in  industry  is  shown  in 
Table  I. 

The  current  viscosity  classifica¬ 
tion  system  is  described  in  “Stan¬ 
dard  Recommended  Practice  for 
Viscosity  Systems  for  Industrial 
Fluid  Lubricants,"  ASTM  D2422- 
75.  It  is  based  on  International 
Standards  Organization  (ISO)  vis¬ 
cosity  grade  numbers  (“Industrial 
Liquid  Lubricants — ISO  Viscosity 
Classification,”  ISO  Standard 
3448)  and  is  applicable  to  fluids 
ranging  in  kinematic  viscosity  from 
2  to  1500  cSt  at  40  C.  Table  II  lists 
the  18  ISO  viscosity  grades  and 
equivalent  kinematic  viscosity  (in 
cSt  at  40  C)  and  Saybolt  viscosity 
at  104  F  (40  C). 

The  data  supplied  by  the  lubri¬ 
cant  suppliers  merely  identify  what 
products  fall  within  the  lubricant 
designation  and  application.  The 
data  do  not  indicate  the  quality  of 
each  lubricant.  Nor  is  any  attempt 
made  to  imply  what  lubricant  per¬ 
formance  can  be  expected  under  a 
particular  set  of  operating  condi¬ 
tions.  Lubricant  producers  and  sup¬ 
pliers  stress  that  questions  about 
the  effectiveness  of  a  recommended 
substitution  should  be  answered  by 
the  equipment  manufacturer  or  the 
oil  company  application  engineer. 

Outside  of  special  situations, 
however,  most  of  the  lubricant 
products  listed  in  the  chart  can  be 
interchanged.  And.  when  this  prac¬ 
tice  IS  possible,  substantial  savings 
can  be  realized  by  reducing  the 
number  of  oils  and  greases  that  fall 
within  a  specific  designation. 

Cost  savings  can  also  be  achieved 
by  improving  purchasing  practices. 
The  plant  should  first  review  pres¬ 
ent  lubrication  consumption  and 
the  anticipated  increase  over  the 
next  5  yr.  If  it  uses  8000  gal  of  a 
particular  lubricant  annually,  or 
6000  gal  of  two  or  more  lubricants 
each  year,  bulk  purchasing  could  be 
practical.  Purchasing  lubricants  by 
the  drum  costs  more.  Additional 
costs  are  involved  in  handling  the 
drums  and  in  the  deposit  charged 
per  drum.  The  deposit  charge  is 


now  approximately  $20  per  drum, 
and  it  may  increase. 

Although  lubricant  costs  are  go¬ 
ing  down  after  the  meteoric  in¬ 
creases  of  the  past  10  yr.  the  costs 
of  delivering  and  handling  are  not. 
Rates  for  delivering  lubricant  in 
bulk  are  lower  than  rates  for  van¬ 
load  shipments  of  drummed  lubri¬ 
cants.  The  plant  engineering  de¬ 
partment  should  evaluate  the  eco¬ 
nomics  of  bulk  lubricant  delivery. 

If  the  plant  is  using  smaller 
quantities  of  two  or  three  oils,  it 
may  not  have  the  potential  for  bulk 
purchasing.  But.  if  a  single,  better 
grade  of  oil  will  work  in  place  of  two 
or  three,  the  gallonage  may  in¬ 
crease  to  the  point  at  which  it  would 
be  wise  to  consider  bulk  purchase. 

Many  lubricant  companies  rec¬ 
ommend  the  use  of  a  higher  grade 
lubricant  to  satisfy  the  needs  of  a 
wider  range  of  machines,  including 
those  that  normally  use  lower  grade 
products.  Such  an  approach  re¬ 
duces  the  number  of  lubricants  as 
well  as  the  number  of  suppliers  and 
also  cuts  down  on  the  space  needed 
for  storage. 

Another  approach  is  to  switch  to 
multipurpose  lubricants  and 
greases  to  lower  overall  costs  and 
improve  machine  performance. 
Multipurpose  lubricants  and 
greases  are  usually  of  better  quality 
than  the  products  they  replace.  The 
improved  quality  means  longer  pe¬ 
riods  of  lubricant  use,  less  total  vol¬ 
ume  of  lubricant  used,  reduced  ap¬ 
plication  cost,  and  less  downtime 
for  maintenance  and  repair. 

With  much  sophisticated  ma¬ 
chinery  already  in  use  in  many 
industrial  plants,  and  more  ex¬ 
pected  in  the  near  future,  the  cost  of 
downtime  can  be  extremely  high. 
The  use  of  better  quality  lubricants, 
even  at  substantially  higher  prices, 
can  be  inexpensive  insurance 
against  costly  equipment  failures. 
In  addition,  the  high  cost  of  down¬ 
time,  plus  high  maintenance  labor 
costs,  necessitates  the  use  of  quality 
lubricants  to  extend  the  machine's 
productive  capabilities  as  much  as 
possible. 

At  one  time,  oil  leaks  were  a  nui¬ 
sance  that  was  tolerated  because  of 
low  prices  for  oil.  That  is  not  the 
case  today;  the  loss  of  a  few  drops  of 
oil  from  loose  fittings  or  worn  seals 
can  add  up  to  hundreds  of  gallons  in 
a  year.  If  only  one  drop  of  oil  is  lost 
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TABLE  II  VISCOSITY 
CONVERSION  CHART 


ISO 

Viscosity 

Grade 

Kinematic 
Viscosity, 
Centistokes 
at  40  C 
(104  F) 

Saybolt 

Viscosity, 

SUS  at  104  F 
(40  C)  (approx.) 

2 

1.98-2.42 

32 

3 

2.88-3.52 

36 

5 

4.14-5.06 

40 

7 

6.12-7.48 

50 

10 

9.00-11.0 

60 

15 

13,5-16.5 

75 

22 

19.8-24.2 

105 

32 

28.8-35.2 

150 

46 

41.4-50.6 

215 

68 

61.2-74.8 

315 

100 

90.0-110 

465 

150 

135-165 

700 

220 

198-242 

1000 

320 

288-352 

1500 

460 

414-506 

2150 

680 

612-748 

3150 

1000 

900-1100 

4650 

1500 

1350-1650 

7000 

every  10  sec.  39.6  gal  will  be  lost  in 
a  year.  Should  one  drop  be  lost 
every  second,  the  yearly  loss  would 
be  409  gal. 

Many  industrial  plants  are  seri¬ 
ously  considering  installing  recy¬ 
cling  systems  or  contracting  with 
refiners  offering  reclamation  ser¬ 
vice.  Waste  oils  are  not  now  consid¬ 
ered  hazardous  waste  and  do  not 
fall  under  the  Resource  Conserva¬ 
tion  and  Recovery  Act  adminis¬ 
tered  by  the  Environmental  Protec¬ 
tion  Agency  (EPA).  But  EPA  may 
classify  waste  oil  as  hazardous  in 
the  future  and  write  regulations 
covering  its  disposal. 

Oil  does  not  wear  out;  it  must  be 
discarded  only  when  dust,  dirt,  car¬ 
bon.  chips,  acids,  gums,  sludge,  wa¬ 
ter,  soot,  or  oxidation  products 
cause  the  breakdown  of  unstable 
constituents.  If  these  products  of 
contamination  are  properly  re¬ 
moved,  the  oil  will  be  as  good  as 
new. 

Comparing  the  lubricants  listed 
on  the  following  pages  with  those 
now  used  may  reveal  changes  that 
could  provide  a  company  with  a 
more  efficient,  more  economical  lu¬ 
brication  program. 


PLANT  ENQINEERING’S  CHART  OF  tNTERCHANQEABLE  LUBRICANTS 


Ptant 

ISO 

Viscosity, 

AmsUs  Rsflnlng  Co. 

EnglnMrtno 

VtacoNty 

SUSat 

Advancs 

(Division  of  WItco 

OMlgnatlofl 

Qrad* 

Lubricant  Typ* 

100  F 

Enginssring 

Chsmicsl  Corp. ) 

K-18GA 

32 

Liobt  intMed  Hyrlatilc  &  Gen.  Purpose 

135-165 

5/ 1066  Starting  R&O  32 

AMA  Oil  R&O  100  AW 

PE-21S-A 

46 

Med.  kiNbitad  HyctaJc  &  Gen.  Pi/poee 

194-236 

S/ 1067  Staling  fl&O  46 

AMA  Oil  R&O  200  AW 

PE41SA 

68 

Med.-Heavy  Inhbiled  Hyd.  &  Gen.  Piipoee 

284G46 

S/1069Ster1rgFI&0  68 

AMA  Oil  R&O  300  AW 

PE-700-A 

150 

Heavy  inhbted  HydraiJc  &  Gen.  Pupoee 

630-770 

S/1071  SledngR&O  150 

AMA  04  R&O  800  AW 

PE-15<HIP 

32 

HigfvPressure  ( Anti-Wear)  Hydraulic  Oil 

135-165 

S '  1064  Sterling  .R&O  AW  LP  32 

A.MA  Oil  R&O  100  A  W 

PE-215-HP 

46 

High-Pressure  i  Anti-Wear)  Hydraulic  Oil 

194-236 

S'  1066  Sterling  R&C  AW  LP  46 

AMA  Oil  R&O  200  AW 

PE-3154IP 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

S'  1068  Sterling  R&C  AW  LP  68 

AMA  Gil  R&C  300  AW 

PE-FRH-1 

Rrefleastant  Hyd.  Flud/Synthelic 

MR 

NP 

P&FnH-2 

— 

Rre-Resislant  H^.  Fkid/Walef-Glyccil 

MR 

35R 

PEHW^ 

— 

Firfrflee.  Hyd.  Rud/Water-Oil  EmiJson 

MR 

MR 

PE-32-e 

2 

Very  Light  Spindle  Oil  (Over  6000  rpmi 

.3935 

S  1025  Sterling  Scmpie  2 

HP. 

PE-eo« 

10 

Light  Spindle  Oil  !  3600-6030  nm) 

54-66 

S.  1027  S'eriing  Sumpie  'C 

'4P 

PE-1054 

22 

Spindle  Oil  ( Dp  to  3600  rpm) 

95-' 15 

5- 1053  Srirnie  22 

PE-ISOC 

32 

Light  Way  Oil 

135-165 

:■« 

Bar  &  Chain  Gil 

PE-3154 

68 

MecSt/r  Way  Oil 

284G46 

S/ 1060  Waylute  68 

M-i 

PE-1000C 

220 

Heavy  Way  04 

900-1100 

S '1062  Waytube  220 

NP 

PE-70(M) 

150 

Light  Gear  C'l 

630- ■’7G 

S  '366  Gear  Lube  Ep  '5' 

3CC  ■  L  jCt 

PE- 1000-0 

22C 

Medium  Gear  Oil 

900- HOC 

S'  '087  '.ear  LuCe  Ep  22C 

PE-21504 

46C 

Heavy  Gear  Cii 

1935-2365 

S'  ’089  Gear  ujpe  EP  460 

nMG  iR: 

PE-31S-E 

60 

Light  Ejdreme4=r<K3ure  Gear  Oi 

283^7 

S/1084'Ge'.  ^68 

■4=5 

PE-15004 

320 

Heavy  Extrerc-Presaxa  Gear  Qi 

1350-1650 

S/ 1088  Get.  320 

■'■'-Vis  Pile 

PE-OG-G 

- 

Cling-Tyoe  Gear  Shield  ( Open  Gear:- 

Clingsraeld  220 

HF 

PE-CPO-2 

— 

Gen.  Purpose  E.P  UthuTiGase  Grease 

M3  2 

MR 

Ail  Purpose.  Moly 

PE-MG-2 

— 

Molyodenum  Disuifide  c  P  Grease 

rjp 

A!'  Purccse  .Vcy 

Plant 

Enginssring 

Dssignstion 

ISO 

viscosity 

Grads 

Lubricant  Type 

Viscosity, 

SUSat 

10CF 

American  Pstrolsum  and 
Chemical  Corp. 

Amoco  Oil  Co. 

PE-150-A 

32 

Light  Inhixted  HyrtaMic  &  Gen.  Pifpose 

135-166 

ModJaLite  303  OI 

American  W.  04  #32 

PE-2*5-4 

46 

Med.  Htibaed  Kyclrai>ic  &  Gen.  Pupcee 

194-236 

MocueA.ii)s  304  OI 

American  VW.  04  #46 

PE415-A 

58 

Med. -Heavy  Inhtrted  Hyd.  &  Gen.  Pirpose 

284-346 

Mtxjulei.ut3e  305  OJ 

American  Ind.  Oil  #66 

PE-70D-A 

150 

Heavy  inivbitnd  HyrTaulc  &  (San,  Pupose 

630-770 

MpdUeRjjbe  SO-40  OI 

Amencan  Ind  04  #150 

PE-1504P 

32 

High-Pvessure  ( Anti-Wear)  Hydrauic  Oil 

135-165 

Module-Lube  303  Cil 

Rylion  Oil  #32  or  Amoco  AW  32 

PE-215-HP 

46 

High-Pressue  ( Ante'.Vear)  Hydraulic  Oil 

194-236 

•'Aodule-Lulxi  304  Oil 

Rykon  Oil  #46  or  Amocc  AW  46 

PE-315-HP 

68 

Hign-Pressure  ( Anti-Waar)  Hydraulic  On 

284-346 

ModuieLube  305  Oil 

Rvkon  Oil  #68  or  Amocc  AW  68 

PE-FRH-1 

— 

r rertesBtant  Hyd.  FKid/Syr4hefc 

PPG  Phpschate  Ester 

Amocc  PR  Fiud  PE 

PE-FRH-2 

— 

Fre-RasBtart  H^.  Riid/WMa-Giyool 

PPG  Water  Ester 

Amoco  FR  Hud  WG 

PE-fWM 

— 

Frfrfles.  Hyd  f^/Wrtsr-OI  Emihion 

MR 

Amoco  FR  Hud  WO 

PE-02-B 

2 

Ven/  Light  Soinote  Oil  ( Ova  6000  rpm! 

29-35 

Moduie-i.  ube  290  Oi* 

Arnoco  Spirdie  Oil '  a 

PE-604 

Light  Spirdle  C'l  (3600-6000  'pmi 

54-66 

Module-Lube  30 1  Oil 

Amoco  Scindle  Oil  'A 

PE-1054 

22 

Scindle  Oil  1  Up  to  3600  rpm) 

95-115 

Moduled.uDe  302  O'i 

Amoco  Scindle  Oil  'C  ' 

PE-15<K: 

32 

Light  Way  04 

135-166 

ModJaLube  SD-10 

Waytac04#32 

PE-3154 

68 

Mecium  Way  OI 

284R346 

ModUeR-Ut*  Way  04  47 

Waytac04#68 

PE-1000C 

220 

Heavy  Way  04 

900-1100 

Moduls-Lube  Way  04  50 

Waytac04#220 

PE-70O4 

150 

Light  Gear  Oil 

630-770 

ModuleR-ube  SO-40  Oil 

American  Ind  On  3150 

PE-10O(W> 

220 

MMium  Gea  Gil 

900-1100 

lAtJdule-l.'jbe  SD-50  Oil 

American  ind  Oil  #220 

PE-2 1504 

460 

Heavy  Gear  Oil 

1935-2365 

Module-Lube  AG-200  Oil 

American  Ind  On  #460 

Pe4154 

68 

Light  Exlreme-Prassirs  Gear  04 

m347 

Module  Elite  .SO20 

Permaoear  or  Amogear  EP  66 

PE-1SOOE 

320 

Heavy  ExiramaFYessise  Gear  OI 

1360-1660 

ModJe  Lube  123  Gaa  04 

PE-0G4 

- 

Cling-Type  Gear  Shew  (Open  Gears; 

Module  Lube  Opa.  Geai  Grease 

Amoco  Compourd  #9 

PE4P0-3 

- 

Gen.  Purpose  E.P.  LjtiMn4a8e  Grasse 

M.GI2 

Module  Lube  7  Plus  Grease 

Amlhh  Grease  ff  2  EP 

PE-iKIG-2 

— 

Moiytxlenum  Disulfide  E  P  Grease 

Module  Lube  BRB  77  G.'ease 

Amoco  Super  Chassis  Grease 

^  'vxj  wAkjiOcr  3  inrv^  r4»  oui  y  9*cmiM  soctcabcr  rnoiMertn 

-4rar  MJfrtm  «X»v4P  vr"T##v  ‘"irtl  r  •'<>  "c  *  outsdt  vsBconty  rvge  out  rTsms  soCACitor  r<«jF«r'«ris 

■'  >  sAtarp  janm  K  '?*■  trc  v*  »4jrr'4r«i»; 

Out  9sr9KtS  tUX’^tKT  'WAXinPtrS 
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AnMftcan  lndu«trlal 

The  American 

American 

Rfifch  Corp- 

American  InduaWat,  Inc. 

Lubricanta  Co.  (Alubco) 

Lubricants,  Inc. 

American  Oil  &  Supply  Co. 

NR 

253  #10  R&O  Hyb.  Oil 

Moly  Hyd.  Oi  #32 

160  Hyd.  Oi  (R&O) 

PQ32 

253  #15  R&O  Hyd.  Oil 

Moly  Hyd.  Oi  #46 

200  Hyd.  Oi  (R&O) 

P046 

NR 

253  #20  R&O  Hyd.  Oil 

Moly  Hyd.  Oi  #68 

300  Hyd.  Oi  (R&O) 

PQ68 

MR 

253  #30  R&O  Hyd.  Oil 

Moly  Hyd.  Oi  #150 

650  Hyd.  Oi  (R&O) 

PQ150 

NR 

255  #10  AW  Hyd.  Oil 

Moly  Hyd  Oil  #32 

160  AW  Hyd.  Oil 

PQ32 

NR 

255  #15  AWHyd.  Oil 

Moly  Hyd.  Oil  #46 

200  AW  Hyd.  Oil 

PQ46 

NR 

255  #20  AW  Hyd.  Oil 

Moly  Hyd  Oil  #68 

300  AW  Hyd.  Oil 

PQ68 

MR 

NR 

MR 

MR 

MR 

MR 

MR 

MR 

MR 

MR 

MR 

254  FR  Hyd.  Oil 

MR 

MR 

MR 

NR 

NR 

NR 

NR 

NR 

Rexiube  SptfKlIe  Oil  Ligtil 

273  Spindle  Oil  #  1 

NR 

Spindle  Oil  60 

PO  Spindle  Oil  5 

NR 

273  Spindle  Oil  #2 

Moly  Spindle  Oil  #22 

Spindle  Oil  100 

PO  Spindle  Oil  ‘0 

MR 

516  Way  Lube  #10 

Moly  Speciai  Way  Lii»  #32 

MR 

MR 

Rexiube  #20 

516  Way  Lube  #20 

Moly  Special  Way  Lube  #66 

Mediun  Way  Lube 

PQL30 

Rexklie  #90 

516  Way  Lube  #50 

Moly  Special  Way  Liiie  #220 

Heavy  Way  Lube 

PQL90 

Rexiube  #30 

322  Ind.  GO  #40 

Moly  Ultra-Tec  Gear  Lube  80W90 

Gear  Oil  Lignt 

PQ  AGMA  4EP 

Rexiube  #95 

322  Ind.  GO  #90 

Moiy  mtra-Tec  Gear  Lube  90 

Gear  Oil  Medium 

PO  AGMA  5EP 

Rexiube  ff  145 

322  Ind.  GO  #140 

Moly  Ultra-Tec  Gear  Lube  140 

Gear  Oil  Heavy 

PQ  AGMA  7EP 

Rexkjbe  #20 

325BIG7  80W90 

Moly  mtra-Tec  Gear  Lube  80 

EP  300  Gear  Oi 

PQAGMA2EP 

Rexkjbe#140 

325  BIG  7  85W140 

Moly  Lftra-Tec  Gear  Lube  85W140 

EP  1500  Geer  Oi 

POAGMA6EP 

Rexiube  OGH 

336  Open  Gear  W;  Tacky 

Bison  88 

Super  Gear  Shield 

PQ  Open  Gear  DSL 

Rexiube  #2 

556  MP  Bearing  Grease 

#2  EP  Lilh  Grease 

POC4005-2 

Rexiube  #2 

557  A-33  Moly  Grease 

Moly  Deluxe  #2 

MOSj  Grease 

POC4001-F 

Anderson  Oil 

Arco  Petroleum 

Ashland  Oil,  Inc. 

Baum'S 

&  Chemical  Co. 

Products  Co. 

Valvollne  Oil  Co. 

Autollne  Lubricants  Inc. 

Ceatorine  Co.,  Inc. 

Wnsof  Hyd.  Oil  43 

Duo  32 

ETC  (R&O)  #15 

Tenapin32R&0 

Tena-Fim  #150-THOi 

Wmsof  H^.  Oi  45 

Duro  46 

ETC  (R&O)  #20 

Terrapin  46  R&O 

Ten^Fim  #30W.TH  Oi 

Winsor  Hyd.  Oi  52 

[Xjro68  f 

ETC  (R&O)  #30 

Terrapin  66  R&O 

Tena-Fim  #30(W4TH  Oi 

MR 

Ouro  117  or  150 

ETC  (R&O)  #70 

Terrapin  150  R&O 

Tenaflm  #400-TH  Oi 

Winsor  Hyd.  Oil  43  AW 

Duro  AW  32 

AW  Oil  #15 

Terrapin  32  AW /Super  Blue  32  AW 

Tena-Film  #150-TH  Oil 

Winsor  Hyd  Oil  45  AW 

Dure  AW  46 

AW  Oil  #20 

Terrapin  46  AW /Super  Blue  46  AW 

Tena-Film  #300-LTH  Oil 

Winsor  Hyd  Oil  52  AW 

Duro  AW  68 

AW  Oil  #30 

Terrapin  68  AW 'Super  Blue  68  AW 

Tena-Film  #300-MTH  Oil 

Starlit  EM 

MR 

MR 

M^ 

MR 

MR 

MR 

MR 

MR 

MR 

MR 

Duo  FR-PC 

NR 

MR 

MR 

NR 

NR 

MR 

Spindle  Oil  2 

NR 

Winsor  Hi-Speed  Spindle  Oil 

Diarrxjnd  7 

MR 

Spindle  Oil  10 

NR 

Winsor  Spindle  Oil  4 

Diamond  20 

ETC  (R&O)  #10 

Spindle  Oil  22 

Tena-Film  #100-TH  Oil 

NR 

TruBide32 

Waykire  CHW-15 

Way  Lube  32 

TenaFim  #£P-150-ST  Oi 

Wmsof  Way  Oil  L 

TrusideSS 

WaylubeW-30 

)4iay  Lube68 

Ten^Film#EP-30O-STOi 

NR 

Tnjslide220 

Waylube  W-lOO 

Way  Lube  220 

TenaFim#EP-1()OOSTOi 

Winsor  Gear  Oil  8C 

Duo  1 1 7  or  150 

ETC  (R&O)  70 

Terrapin  150  AW 

Tena-Film  #400-TH  Oil 

Winsor  Gear  Oil  90 

Duro  220 

ETC  (R&O)  100 

Terrapin  220  AW/MP  80W-90 

Tena-Film  #500-TH  Oil 

Winsor  Gear  Oil  140 

Rubilene  460 

ETC'(R&0)200 

Terrapin  460  AW/MP  85W-140 

Tena-Film  #2500-TH  Oil 

NR 

Pennant  M.  68 

MR 

industrial  S’ Geer  68 

TenaFlm#EP-30O-STOi 

Hodson  Melalcoi  4 1 1 1 

PennanlM.320 

MR 

InduatrlalB’ Gear  320 

T6nehF»n#EP-1400  0i 

Hodsoo  Metatoil  A  185 

Jet  Lubricant  TM 

NR 

Syncote  Open  Gear 

Tena-Film  Moly  OG  Comp  #0-8470 

MR 

Li1hoinoHEP2 

MultMiAie  LiMum  EP  Grease 

UlhRmEP#2 

Tena-Fim  Graaae  #2  EP 

Hodson  Nomelt  2254 

EP  Moly  D  Grease  #2 

Special  Moly  EP  Grease 

Moly  Lith  EP  #2 

Tena-Film  Moly  (Compound  #0-23 

^  mfer  \03b  av«tiM  r  fai  mxmff  gr$am  ^  Sy^'Crwoc  luOncAnfli 

'  avmum  r  range  oi  v«u3eioes  aj  oronucti  torruiM  ^  DOfyUiyune  gryco  Due  nocM 

^  vmoua  GO  ^Mas  ‘ '  vr«y<roui  Dnxun.  am  ««iar  nuM 


PLANT  ENGmEERMG'S  CHART  OF  INTERCHANGEABLE  LUBRICANTS 


Ptant 

ISO 

Viscosity, 

EnglMWIng 

ViKoaity 

SUSat 

OMiBMtIon 

Grad* 

Lubricant  Typ* 

100F 

Bsl-Ray  Co.,  Inc. 

Bsn2  OII  Co.,  Inc. 

H'lWM 

32 

Ugtn  IrtiijNad  HycTatJc  &  Gen.  Purpose 

135-165 

BePRayAWLubedO 

Peiralube32 

PE-2194 

46 

Med.  InrijilBd  Hydraulic  &  Gen.  Purpose 

194-236 

Be^RayAWLubeitl 

PelrBltte46 

PE41S4 

60 

Med  -Heavy  Inhbted  Hyd.  &  Gen.  Purpose 

284-346 

BeFRsy  AW  Lube  #2 

Pelralube68 

PE-7004 

150 

Heavy  InNhited  Hydraulx:  &  Gen.  Purpose 

630-770 

BefHayAWLube  #4 

Petralube  150 

PE-1504IP 

32 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

*35-165 

Raylene  AW  Hyd  Fluid  #0 

Petraulic  32 

PE-215-HP 

46 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

194-236 

Raylene  AW  Hyd  Fluid  » 1 

Petraulic  46 

PE-31544P 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

Raylene  AW  Hyd.  Fluid  P2 

Petraulic  68 

PEfRH-1 

— 

Fre-flesetant  Hyd.  Flud/Syrnhebc 

BePRay  ‘No  Flame"  Hyd.  Fluid  S 

PE-FnH-2 

^fe-Plesistant  Hyd.  Rud/l^ter-Gtycol 

NR 

PetraiAc  Sur-Safe  FR-AW 

rXrtWW 

— 

Fre4tes.  Hyd.  Flud/Water-Oi  EmrJsion 

Bel-Ray  "No  Flame"  Hyd.  Flud  £ 

NR 

PE-32-9 

2 

Very  Light  Spindle  Oil  (  Over  6000  rpm) 

29-35 

Raylene  £P  Spindle  Oii  Lignt 

NR 

PE-60-B 

10 

Light  Spindle  Oil  ( 3600-6000  "'m) 

54-66 

Raylene  EP  Spindip  Oil  Med 

Pelrast«ed  600 

PE-105-B 

22 

Spindle  Oil  ( Up  to  360C  rpm) 

95-115 

-Raviene  EP  Spircii-  On  Heavy 

Petra  speed  lOCO 

PE-150C 

32 

UgW  Way  Oil 

135-165 

Raylene  £P  Lube  #1 

fiFl 

PE415C 

68 

Medwn  Way  Or! 

^346 

Paylere  EP  Lube  iJ2 

Fetac68 

PE-1000^ 

220 

Heavy  Way  Oil 

900-1100 

Rayswiu  EP  Lite  #5 

Petac220 

PE-70<H) 

150 

Light  Gear  Oil 

6313770 

Rdyie.-e  c'p  ljL*  P3 

Petraulic  150 

PE-1000-0 

220 

Medium  Gear  Oil 

903l-;0 

Reyie.'^e  EP  Lube  n5 

Petraulic  220 

PE-2150-D 

460 

Heavy  Gear  Oil 

1935-2365 

Raylene  EP  Luoe  37 

Pei  .lu'.c  45C 

PE-315-E 

68 

Light  Extrame-Presaure  Geer  Oil 

28W47 

Bel-Ray  100  Geer  Oi!  1750 

GeafOl68 

PE-1SOO€ 

320 

Heavy  Extreme^^TBSsufe  Gee:  04 

1350-1650 

BePRay  KXlGearCMtdO 

Gearol  320 

PE-OCi-G 

- 

Cling- Type  Gear  Shield  (Open  Gear^, 

Bel  Ray  AlO  Open  Gear  L  jtv  a  l 

PiniG!'.  Lube  '.500 

PE-GP!>2 

-- 

NLGI2 

Tsimalene  ^  Grease  #2 

MultPService  EP  32 

PE-MG-2 

- 

MoiyPcenum  Disulfide  E  P  Urease 

126  EP  Grease  a2 

Molv  Alumaplex  E”  a  2 

Plant 

ISO 

Viscosity, 

Engineering 

Viscosity 

SUSat 

Designation 

Grade 

Lubricant  Type 

100  F 

Certified  Laboratories 

Champlln  Petroleum  Co. 

PE-15(Nt 

32 

Ligiit  inhibrted  Hyctauic  &  Gen.  F\fpoee 

135- IK 

HOC32aMulW5W^O 

HyrtpIR&O  150 

PE-215-A 

46 

Med.  Inhtited  Hydraul:  &  Gan.  Piipoee 

194-236 

HOC46orMJtoil5W-20 

Hydra  R&O  215 

PE-3194 

68 

Med. -Heavy  Inhtitsd  Hyd.  &  Qaa  Purpose 

284-346 

HOCW 

Hydro!  R&O  315 

PE-7004 

150 

Heavy  Mbrted  HydraMt  &  Gen.  F\jrposs 

630-770 

HOC  ISO 

HydFOlR&OTOO 

PE-1504IP 

32 

High-Pressure  ( Anii-We.ir)  Hydraulic  Oil 

135-165 

hot;  32  or  HITOP  IOW-30 

Hydrol  AW  150 

PE-215-HP 

46 

HighrPressure  1  Anti-Wear)  Hydraulic  Oil 

194-236 

HOC  46  or  HOOP  lOW-30 

l-lydroi  AW  215 

PE-31  SHIP 

58 

High-Pressure  ( Ahti-Wear)  Fi'/draulic  Oil 

284-346 

hCv:  68  0!  HliOP  10W  30 

Hydrol  AW  315 

FE41Ef1 

Fre-Resstant  Hyd  Fluid/Synihsllc 

hfi 

NR 

PE4^2 

— 

Fre93esst»il  Hyd.  FUd/VMrGlyooi 

m 

P&Ff»F3 

FreiRes.  Hyd.  Flid/Water-Of  EmuWon 

m 

NR 

PI:-32-a 

very  Lghl  Spirnie  Oil  ( Over  6000  rpm) 

29-35 

m 

NR 

PE-60-e 

’0 

Light  Spindle  On  1 360C-600Ci  rpm) 

54  66 

SOC  10 

NR 

PE-105-B 

22 

Spindte  Oil  !Ub  10  3600  rpm) 

95-1  :5 

SCX7  2a 

Vantol  A 

PE-150C 

32 

Light  Way  Oil 

135- 1« 

iFR 

HyrTol  AW  150/Vantol  A' 

PE-315C 

66 

Medi/i!  Way  Oil 

284-346 

WLCOB 

Hyt>olAW2l5/VarilDlB’ 

pe-ioo(h: 

220 

Heavy  Way  0* 

900-1100 

V^C220 

NR 

PE-700-0 

150 

Liqh'  Gear  Oil 

63a770 

HOC  150 

Hydrol  R&O  700  GL  Plus  80W-9C 

PE-KXXM) 

22C 

tWxdiun  Gear  Oil 

900-1100 

HOC  220 

Hydro!  R&C  '000 

PE-2150-0 

460 

Heay,  Gear  Ci! 

'935-2365 

Certop  85W-140 

GL  Plus  85  W- 140 

PE-319E 

68 

Uftt  ExtremeFYeseue  Gear  01 

2B3647 

lA 

Champin  Gear  CM  6650 

PE-15004 

320 

Heavy  ExtsmeFYsssira  Gear  01 

1350-1660 

PlianonarH)i8mA140 

NR 

PE-OG-G 

- 

Sling-  T  yoe  'Gear  Shield  ( Open  Gearsi 

NR 

NR 

PE4»a-2 

— 

Gen  Purpoae  E.P.  Litiui>aaae  Qreea* 

M.92 

Ca-24B>2 

PyrdiK* 

PE-li»G-2 

- 

Molytxteru/m  Disulfide  E  P  Grease 

Premalube  EP2  or  CCL-500  EP2 

Deluxe  With  iMoV 

^ir.  ■tv.rr'trrTR’.tr 

jom  ot.'*  ■  rriar  iir>r»ss  •'•.rmafv  ‘oird  r  #r^v  k/mr.irr. 

Ti^hcr^  %s  'rrrrFUnr  M  .ino 

'  ne 'isw;  r»fl*  T  and '*C  w ')r-T»w»jBri 


Nnl  c.i'4'  r«il  ■»  •»*  ’Agun»r»r‘s 

*  f  ils  '>i;tadp  -jCfluted  /iwj^sirv  ^argfi  rtr  "wtr  -M’^r.^aur  »»ijffltnerL» 
*■  ’*:•  grRBSfl 
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Cambridga 

Technical 


BP  Oil  inc. 

Brooka  Technology  Co. 

Center 

Cato  Oil  &  Greaae  Co. 

Century  Hulburt  Inc. 

EnefgolHLP32 

Versalene600 

MolyHyd.  150 

Pawnee  R&O  Ind.  Oil  A.5 

Huk^aukc  150 

EnergolHLP46 

VersaleneSIO 

MolyHyd.  225 

Pawnee  R&O  Ind.  Oil  B 

Huldraulic  215 

EnefgolHP63 

Versalene620 

MolyHyd  315 

Pawnee  R&O  Ind.  Oil  0 

Hukkautc  315 

Energol  HLP  150 

Vefsalene630 

MolyHyd.  700 

Pawnee  R&O  W.  Oil  E  5 

Huktaukc  700 

Energol  HLP  32 

Versaiene  600 

Moly  Hyd  AW  I5C 

Myslik  AW  AL  Hyd  Oil  10 

Huldraulic  150 

Energol  HLP  46 

Versalene  610 

Moly  Hyd  AW  225 

Mystik  AW.  AL  Hyd  Oil  10 

Huldraulic  2 '5 

Energol  HLP  68 

Versaiene  620 

Moly  Hyd  AW  3l5 

Mystik  AW  AL  Hyd  Oil  20 

Huldraulic  3i5 

NR 

MR 

Sal-T-Lube  S 

NR 

MR 

MR 

SiEA-Col  200 

MR 

MR 

MR 

Versaiene  650 

Sal-T-LuDe  FR 

MR 

Hulsafe600 

Energol  HLP  2 

NR 

U3  lAciy  Spindle 

Twin  Disc  To'que  Corvedor  Fiud 

NR 

Energol  HLP  10 

NR 

»6C  Moly  Spirdle 

Mvsiik  Hyd  Jack  Oli  R&O 

NR 

Energol  HLP  22 

NR 

S '  Moly  Spind'e 

R.awnee  RisO  Ind  Oil  A 

NR 

Energol  HP  32' 

MR 

Moly-Wav#l5 

Mystk  AW.  Ai.  Hyd.  Oil  10’ 

riR 

Energol  HP  68-C 

MR 

Moly-Way  #3 

M^t*  Anil-Leak  md.  Oil 

NR 

Energol  If  2200 

Slide  &  Way 

Moly-Way  #9 

Mystik  JT-7  80/90 

MR 

Energol  HLP  150 

Lileguard  55 

Moly-Gea:  750 

l^awnee  R&O  Ind  Oil  E  5 

HuiPes;  ’C 

Energol  HLP  220 

Lifeguard  70 

Moly-Gear  990 

Pawnee  R&O  Ind  Oil  f 

ff32  Gear  Oil 

Energol  HLP  460 

Lifeguard  1 10 

Moly-Gear  2250 

Pawnee  R&O  Ind  Oil  h 

n33  Gear  jii 

GearepSO 

Lileguard  40 

Moly-Gear  EP  325 

Cato  Ind.  EP  Gear  ISO  68 

Hulbest  50 

Gearep  80W-1402 

Lileguard  90 

Moly-Gear  EP  1500 

Cate  ind.  EP  Gear  ISO  320 

ff31  Gear  Oil 

Gearep  OG 

Klinglast  85 

Moly  Open  Gear  a  lOCO 

Ca-Gear  1 

328  'Gear  Oil 

6earrgGard-2 

Ptexaiene  72SP 

#2  WL  Grease 

Mystk  JT-6  HkTeitip 

Replex  GP-EP 

Bearing  Gard-2 

Plexalene  725-MO 

a2  ML  Grease 

Moly  Lithttex  OX  All  Season 

HuHilh  EP-2  Moly 

Cling  Surface 


Chamtool.  Inc. 

Chevron  U.S.A.,  Inc. 

Cities  Service  Co. 

Co.,  Inc. 

Conoco  Inc. 

Hy<»o#15 

GSTOi32 

Cilgo  Pacemaker  32 

HYOOi  10 

Dectol  R&O  04  32 

Hydro  #25 

GST  Oil  46 

Cilgo  Pacemaker  46 

HYOOil20 

Dectol  R&O  Oi  46 

Hydro  #3 

GST  Oil  68 

Citgo  Pacemak.er  66 

MR 

Dectol  R&O  01 68 

Hydro  #7 

AWMachneOi  ISO 

Citgo  Pacemaker  150 

MR 

Dectol  R&O  O1 150 

Hydro  AW  315 

AW  Hyd  Oil  32 

Cilgo  Pacemaker  XD-32  or  aw  Hyd  On  32 

AW  Oil  10 

Super  Hyd  Oil  32 

Hydro  AW  3225 

AW  Hyd  Oil  46 

Citoo  Pacemaker  xD-46  or  AW  Hyd  Oil  46 

A  W  Oil  20 

Super  Hyd  Oil  46 

Hydro  AW  #315 

AW  Hyd  Oil  68 

Cilgo  Pacemaker  XD-66  or  AW  Hyd  Oil  66 

NR 

Super  Hyd  Oil  68 

Syn  Hyd.Flud  (Stf^ 

MR 

MR 

MR 

NR 

Chemtool#900 

MR 

Citgo  Glycol  FR-40XD 

MR 

FCFlud 

EmulstonHyd.  FRud  (EhFl 

FRFkjdD 

Olgo  In^  FR  Fluid 

MR 

FRFKjkj 

~3C  Spindle  Oil 

HR 

NR 

NR 

■'D  Torque  Fluid' 

~6C  Spindle  Oil 

4  V  Ma-'  h,.'  e  Oil  to 

NR 

NR 

GP  Spindle  Oil  7‘ 

3  ’OC  Spindle  Cl! 

4  v\  Mac '■ine  Oil  22 

NR 

NR 

Super  Hyd  Oil  22 

#15  way  Lube 

MR 

NR 

MR 

Dectol  R&O  OI  32' 

#3  Way  Lube 

Vistac  Oil  6dX 

C<tgoSlideRjle68 

MR 

HD  Way  Lube  31 

#9  Way  Lube 

Vistac  Oil  220X 

Olgo  Stdente  220 

NR 

kO  Way  Lii»  92 

3  75C  Sear  Oil 

4vV  Machine  Oil  150 

Citgo  Pacemaxer  15C 

NR 

Dectol  R&O  Oil  150 

3990  Sear  Oil 

r-  A'  Machine  Oil  220 

Cilgo  Extra  Duty  Circ  On  220 

NR 

Dec'oi  R&O  Oil  220 

32250  Gear  Cil 

NL  Sear  Compound  460 

Cilgc  Extra  Duty  Circ  Oil  320 

NR 

Decioi  R&O  Oil  460 

EP325Getf  Oil 

NL  Gear  Conipoii*d  68 

Citgo  EP  Compouid  68 

APG80 

Gear  0166 

EP  1500  Gear  OH 

AGG90 

Getf  01320 

Open  Gear  3  '000 

P'nion  Grease  MS^ 

NR 

NR 

Cogrease  L  Lube 

White  M^Uthun 

Polyurea  EP  Grease  2 

Crtgo  Prem  Lrthtrt  EP  Grease  #2 

U1haTi#2EP 

EP  Conolilh  Grease  2 

Moly  Lithium  Grease 

Moly  Grease  2 

Citgo  Extra  Range  Grease 

w 

Super  Luoe  M  Grease 

■  'jlr 

ikjnK  ,‘HHP  r  >  tj  ru  Jf  l 

Tx».tf  nt/VGrt-; 

Ay 

aaaote  r  'viy  vis  ostfiei. 

Ai  orodu.ts  ‘  'tor  Dcwal-viprfl  goaii  tkaw  s''o»5 

varkXA  'SC 

ArnvO'Mis  yrxXl  '  r*.’  walW  V7AX* 
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'S  CHART  OF  INTERCHANQEABLE  LUBIVCANTS 


PiMrt  ISO 

EnglnMriflfl  VltcoaHy 
DMlgratlon  Grad* 


PE-1S04  32 

PE-21S-A  46 

Pe-315^  68 

Pe-700>A  ISO 


PE-150^4P  32 

PE-215^P  46 

PE-31S-HP  68 


PE-FRH-1 

PE-FRH-2 

PE^HH4 


PE*32<B  2 

PE-60<  10 

PE-105-B _ 22 


PE-150C  32 

PE-315^  68 

PE-1000^  220 


P£-7(XW)  ISO 

PE-lOOO-0  220 

PE-2 150-0  460 


PE-315-E  68 

PE-1500€  320 


PEOG-G _ - 

PE-GPO-2  - 


PE-MG-2 


VI«co*lty, 

SUSat 

LubrIcaniTyp*  100  F 


Light  Irhixted  Hydraulic  &  Gen.  Pixpoee  135-165 

Med.  Inhtxted  H^ukc  &  Gen  Ptipoee  194-236 

Med  -Heavy  Wvbrted  Hyd.  &  Gen.  Purpose  284-346 
Heavy  Inhtoled  HydraiAc  &  Gen.  Pupose  630-770 


High-Pressure  ( AnthWear)  HyOraulic  Oil  '35-165 

Hign-Pressure  i  Anti-Wear)  Hydraulic  Oil  194-236 

High-Pressure  .  Anti-Wear)  Hydraulic  Oil  284-346 


Rre-ResBtant  Hyd  FKid/Synlhetic 
Rre-Resistant  H^.  Fluri/Water-Gtycol 
Fre-Pes.  Hyd.  Flud/Walef-Qil  Emubion 


Very  Light  Spindle  Oil  f  Over  6000  rom)  29-35 

Light  Spindle  Ci'  -  3600-600C  'nm.}  54-66 

Spindle  Oil  ( Up  tc  3600  rpmi  95-115 


Light  Way  04  135- '65 

Medur  Way  04  2842346 

Heavy  Way  Oi!  900-1100 


Lght  Gear  Oil  bS-O-iTC 

Mediun  Gear  Oil  900- 1  lOO 

hea'/y  Gear  Oil  '935-2365 


Light  Extrema-Presstre  Gear  Oil  283-34? 

Heavy  ExtramaPressura  Gear  04  1 350-1^ 


Ciinp-Tyoe  Gear  Shied  lOpen  Gear;! _ _ _ 

Gen  Pupose  E.P  Gthxxn-Base  Grease  hLGI  2 


'xoiypdehtn  Ocx.i'nie  E  F  G'ease 


Convoy  Oil  Corp. 


Con  HY  618 
Con  HY  128 
Con  HY  138 
ConHY  178 


CoriHY6l8 
Cor,  Hv  '28 
ConHY  138 


Syn  Con  FF!  Rud 
Convoy  FP  Fluid  WG 
Conioy  FR  Fluid  WO 


Soinfree 
Spinfree  L 


Wayiucxj  166 
Wayiube  3  lO 
V.ayluDe  1CU0 


Conep  1080 
Conep  IC9P 
'Co,nep  140 


Contrans  Ligni 
Contrar*  Heavy 


'CcnshieiQ  ii 
CpfT/ov  uiho  EF-2 


'Convoy  Mciy  EF-2 


Plant  ISO 

Engineering  Viscosity 

Designation  Grade  Lubrtcent  Type 


PE-150-A 

''E-215-A 

PE-315-A 

PE-700-A 


PE-150-HP 
PE-215-HP 
PE  .31S-HP 


PE-FRK-l 

PE-FRH-2 

PE-FRH4 


PF-32-S 

PE-60-8 

PE-105-e 


PE-150C 

PE-315-C 

PE-1000-C 


PE-70(VO 

PE-1000-0 

PE-215043 

PE-G1S{ 

PE-1500-e 

PE-OG-G 

Pe-QPO-2 


Pt:-MG-2 


Light  Hitiited  HyrtaJic  &  Gen.  Purpoae 
Med  Hiibitao  H^iAc  &  Gan.  Pupose 
Med. -Heavy  Hrtbrted  Hyd.  &  Gan.  Pupoee 
Heavy  Hhit^  HydraJic  &  Gen.  Pupoee 


HgrvPressure  ( An'i-Wear)  Hydraulic  Oil 
t-iigh-Pressuf6  ( Anti-V'^ea;)  .Hydraulc  Oil 
High-^essue  l  AnthWear)  Hydraulc  Oil 


Fire-flesotart  Hyd  Ruid/Synthetfc 
FirePesBiart  Hyd  Ftud/Watar-Giycol 
Fire-Pes.  Hyd.  FXjd  / Watar-Od  aniBK» i 


very  Lght  Soindle  Oil  i  Over  600C  rpm) 
^grt  Spindle  Ch  '3600-6000  rpoi) 
Spindle  Oil  ( Up  ’o  3600  rpm) 


Light  Way  04 
Mediun  Wav  04 
Heavy  Way  C)4 


_ghl  Gear  Qi: 

‘Xediun  Gear  On 

Heavy  Gear  O'l _ 

Light  ExtrernePrKsure  Geer  04 
Heavy  ExtrenfrPressue  Gear  Oi 
Qing-Type  Gear  Shield  (Open  Gears) 

Gen  Pupose  E.P  UtfiuTvBaae  Grease 


MdyPdenuh’  Disulfide  E.P  Grease 


VIscoeity, 
SUSat 
100F  - 


135-165 

194-236 

284-346 

630-770 


135-165 

194-236 

284-346 


29-35 

54-66 

95-tl5 


135-165 

284-346 

900-1100 


630-770 

900-1100 

1935-2365 


283347 
1350- 1M0 


R.  W.  Eaken,  Inc. 


Fluidv«32 
Fludvis46 
Fiuidve68 
Fiudv«  150 


Prenco  22 


Waval60 
Wayal  70 
Wayal90 


Piuidvts  i5C 
Fiuicivis  22U 
F'lijidvis  460 


Gear-X2EP 

Gaer-X6EP 


►43 


M3 

SP 


Cook's  Induetrtei 
Lubricants,  Inc. 


At»m8 
Atmm  10 
At)ev6  20 
AJbavB40 


Albavis  8  Hyd  Oil 
Aibavis  10  Hyd  Oil 
Albavis  20  Hyd.  Oti 


NR 

NR 

NF 


Nh 

Spindle  C.!  70 
SciOdle  Oil  ’  ■  5 


Way  Lube  6 
Way  Lube  20 
Way  Lube  50 


EF  Gear  Lube  5-Z 
EP  Gear  Lube  '9C 
C“  Cea' !  ube  '  40 


EP  Geer  L'jbe  55 
EF  Geer  tube  1 10 


Open  Gear  iCcr-pouno 

Urwersai  Prassue  CVease 


rjR 


E/M  Lubricant*,  Inc. 


K  15032 
fiF 

K  15068 
fifi 


Prenco  32 

K  '5032 

Pr>‘!fTicc  46 

NR 

prenco  66 

K  15066 

fiP 

SP 

NR 

NR 

fifi 

NR 

hP 

Eaken,  Spindle  Oil 

NR 

K  '5032- 


K  15032 
■K  15068 
K400-90 


K  460  85W'40 
K  400  90 
K  400  14Ci _ 

K400  9C 

’k333 


K  100» 
K  558 


‘^-*<3  'SccrrwtJifcr 

3O0  XI  xrur  'jQiimi  xr^wty  'txrd  r  f-yrrtmtK  ^ 

Dv*or*  m  oormtor  'vtsjc  im  urctm 
^  'c  a*  jma  •rwf  ;fm)m  9C  'Z  tra  '^C  'Kcrrmste 


^  Net  lr7«r'  DA»  Dut  «auH  y  eicMdi  ux*:4bOH  rsotfVHvts 
*  y.mOB  v«coil^  'Sngp  Du*  ac)C3feC«0or  'Rcuranorti 

'  Not  -xjN  /«•»  'ju!  F4:««ai  Rporwi''  '•rjurrr’^rn 


DfflMX 

Industrial 

Corp- 

Davla-Howtand 

Oil  Corp. 

Dalta  Raaina  A 

RafractoriM 

Orydan  Oil  Co.,  Inc. 

Du  Boia 

Chamicala 

Hyd,  100 

ConvisOC  150 

Deltalene  Lite  Hyd.  04  #930 

Paradene  32  R&O 

MPC-tO 

Hyd  100/200 

ConvisOC  200 

Deltalene  Med  Hyd  Oil  #931 

Paradene  46  R&O 

MPO-20 

Hyd  100/200 

ConvTS  OC  300 

Deltalene  MetF+tvy  Hyd  Oil  #932 

Paradene  68  R&O 

MPO-20 

Hyd  100/200 

DSL  48 

Deltalene  Heavy  Hyd  Oil  #934 

Paradene  150  R&O 

EGO80  90  or  14P03C 

Hyd  100 

DSL  44 

Deltalene  Lite  Hyd  Oil  #930 

Paradene  32  AW  Blue  Hyd  Lighi 

‘4PO-10 

Hyd  100/200 

DSL  45 

Deltalene  Med  Hyd  Oil  #931 

Paradene  46  aw  Blue  Hyd  ’0 

MPO-20 

Hyd  100  200 

Da  46 

Deltalene  Med-Hvy  Hyd  Oil  #932 

Paradene  68  AW,  Blue  Hyo  20 

MPO-2G 

Darmex  NF  50 

Da  SyrvOraulc 

NR 

IR 

NR 

FR  150  GW 

DaFR-200 

NR 

NR 

NR 

FR  100  6 

Da  HytXoOraulic 

NR 

NR 

PyroSale 

SF>OL 

Conspin  3 

NR 

Spinoie  Oil  2 

NF 

SPCM 

iDorispin  6 

Delta  LigNt  amdle  Oil  -‘r52B 

Spindle  Oil  1 0 

NR 

SFOH 

Conspin  10 

NR 

Spi'-die  Oi!  22 

MPO- '  n 

Darmex  lO 

Way  Oil  75 

NR 

Way  Lace  32 

Darmex  1050 

Way  Oil  80 

NR 

Way  LuDe  80 

MFO-20 

Darmex  9140  NM 

Way  Oil  90 

IR 

Way  LLoe  90 

E'CO-80  90 

Darmex  50 

Convis  OC  750 

NR 

Paradene  ’SC  .v 

r-,3-  5'-'  90,  ni  MPO-3fj 

Darmex  9140 

Convis  OC  1000 

NR 

Paradene  220  W  APC  8CW9C 

EGO  oC  PP 

Darmex  140 

DH  167 

Della  IF'5  Gear  Compound  ;r257E 

Paradene  460  W  APC85W140 

EGO  %  '4C 

Darmex  GO  1050 

Compound  1 

NR 

EP  Gear  Lutie  #2 

WPO.-2C 

Darmex  9140 

Compoind  4 

tR 

EP  Gear  Luce  #6/ESGL  SOW  140 

EGC-9C  '40 

Darmex  421 

Open  Gear  #2 

NR 

NR 

C  3G-*^ 

Darmex  123 

AP  Litriium  EP  #2 

Delta  Lithium  Grease  2  #242 

Lithium  EP  #2 

Dannex  '23  M 

Pol',  Moiy 

NR 

Moiy  EP  #2 

MPG-2^ 

FwbMt  Corp. 


Exxon  Co.,  U.S.A. 

Alluba  Products 

Fitmite  Oil  Corp. 

Card  Corp. 

Georgla-Carolina  Oil  Co. 

Taressx  32  or  33 

HyrtrsHShwId  150 

Indusinal  150 

HydraGard  R&O  32 

G-C  Tiibine  OH  Light 

Teresstc  46 

Hydra- Shew  200 

Indusitnai  200 

HydraGa/d  R&O  46 

G-C  Tixtxne  04 15 

Teresstic  68 

Hw^a-ShieWaOO 

IndictnaJ  300 

HyrtaGard  R&O  68 

GC  Tabine  04  Medium 

Teresstc  150 

Hydra-ShoW  800 

InduslnaJ  750 

HydraGard  R&O  150 

00  Turtxne  04  Extra  Heavy  40 

Nuto  H  32 

Hydra-SheW  150 

industnal  150 

HydraGard  aw  32 

G-C  Safety-Press  AW  Light 

NutOH  46 

Hydra -Shield  200 

Industnal  200 

HydraGard  AW  46 

G-C  Saiely-Press  AW  15 

Nuto  H  68 

Hydra -Shield  300 

Industrial  300 

HydraGard  AW  68 

G-C  Safety-Press  AW  Medium 

NR 

NR 

NR 

SafeGard  Fh  i-iud  SF 

NR 

NR 

NR 

NR 

SateGard  FR  Fkxd  WG 

NP 

31 10  FR  Hyd  Fkxd 

Hy*frSheW  FR-40 

NR 

SafeGard  FR  Fluid  WO 

NR 

NR 

NR 

NR 

SpinGard  2 

rR 

Spinesslic  iC 

Lubm  Shield  60 

Industrial  50 

Sp'nGard  10 

G-C  White  Star  Spindle  Oil  6C 

Spinesstic  22 

LutxeShteW  lOO 

indusBial  too 

SpinGard  22 

G-C  White  Star  Spirdle  Oil  'OC 

NP 

LObreShnW#! 

Way  Lube  l 

Gardway  32 

GC  WayOHjabt 

FetwK68 

LubreSheW  #2 

Way  Ll/be  3 

Gardway  68 

GO  Way  04  Medium 

FetxsK  220 

LubrvSheW  #4 

Way  LJbe  9 

Gardway  220 

GC  Way  04  90 

I’eresstic  150 

LubreSNeW  #3 

Gear  Film  'C 

Gardgear  '50 

G-C  Trans  LuOe  55 

Teresstx-.  220 

Lubn-ShieW  #4 

Gear  Film  90 

Gardgear  220 

G-C  Tran.s  Lube  90 

Teresstc  -tSO  or  Cylessic  Tk  460 

Lubn-SheW  #5 

Gear  Film  140 

Gardgear  460 

G-C  Trans  Lube  140 

Spartan  EP  68 

LubreSheW  #2 

GearFSn  50 

Gardgear  EP  68 

G<3  EP  Gear  Lube  45 

Spartan  £P  320 

LubreShaWEPQOl.GO 

Gear  Fan  1 10 

Gardgear  EP  320 

GC  EP  Gear  LUbe  90 

Suren  N80t< 

Lubn-ShieW  CxJi.  Hvy 

Lubriplate  Gear  Shield 

Cardiac  22C 

C-C  Fluid  Open  Gear  cube  50 

LxJokEP2 

Lubr>-SheW  HTI-2NC 

Lubnplate  1200-2 

Gard  NR  Lithun  #2 

GC  Ben  Boy  556 

Beacon  02 

Moty-ShteW  2FOM 

L'briplale  MO-t  iN''  2 

iCar.tTicly  Hi  Temp  £P 

G-<E  Ben  Bn,  ‘,v-iiy  5 

^  mw  a  Kicw  r  '«a/  ^  rar-.  ^»)as  ^  *£ri.Arr 

Avwbitii  r  'lOdii  ^otnm 

4*  crTrJucts 

*’-r~  oc:r,«*i  viBr«  /v't. '«»  > 
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PUNT  ENGINEERING'S  CHART  OP  INTERCHANGEABLE  LUBRICANTS 


Plant 

Enginaaring 

Daaignation 

ISO 

Viacotity 

Grada 

Lubricant  Typa 

Viacotity, 

SUSat 

100  F 

Gatty  Raflning  A  Markating  Co. 

Eaatem  Region  Central  Region  Weatam  Region 

PE-IStVA 

32 

Lignt  inrubrteO  Hydraiiic  &  Gen  Pi/pose 

135-165 

Ati/txio  50 

Skeivts  NH-150 

150  AW  Hyd. 

PE-215-A 

46 

Med  Inhfcrtoa  Hytyaulc  &  Gen.  P'jrpose 

194-236 

Aiurtno  58 

SkehrtsmiO 

10  AW  Hyd. 

PE-315-A 

68 

Med  -Heavy  Indibrted  Hyd.  A  Gen  Purpose 

284-346 

AturonooO 

SkeMs  111+20 

20k'HHiO 

PE-700-A 

150 

Heav/  Inhbited  Hydraulc  &  Gen  Purpose 

630-770 

Aiurpno  7; 

Skehns  11^+40 

NF 

PE-15<WIP 

32 

Higr -pressure  ( Ar!i- Wear)  Hydraulic  Oil 

Hu- 165 

AturDhO  AW  5  ' 

SFelvis  MP  '50 

150  AW  hyd 

PE-215-HP 

46 

HigC -Pressure  lAnii-Wearj  Hydraulic  Oil 

•94-236 

AiufPr;0  AW  59 

Sirelvis  MP  '0 

IC  AW  Hyp 

PE'315-HP 

68 

High-Pressure  ( Anii-Wean  Hydraulic  Oil 

264  346 

Atuiprio  A  VV  6 ' 

Skelv::  MP  20 

20  AW  HyC 

PE-FRH-1 

— 

Flre-fiesisiant  t-tyd.  PiuiO.  Syhtfietic 

MH 

5f! 

t>P 

PE-FRH-2 

— 

Fire-Resistaht  Hyd  FIu'H  Water-Glycol 

rFl 

tJR 

PE-FRH-3 

— 

Fire-fies  Hyd.  Fluid/Wate:-Oil  Ernutsion 

'^|R 

PE-32-fl 

i. 

Very  Ligci  Spindle  C  l  i  Over  6C0G  rpm; 

23-35 

HA 

HR 

PE-60S 

’0 

LigM  Soirdie  Oil  13600-6000  rp;r',) 

34-66 

Si<eiu< 

'<9 

PE-105-B 

tic: 

Spirvlle  O'!  cjp  :c  rprr.i 

^5-1  -5 

Ai'-ve-ive  '2 

l^eLis  "CO 

HP 

PE-ISOC 

32 

Light  Way  Oil 

13-5-16-5 

Ai.;.r/io  S7 

Seelvs  150 

PE-315-C 

58 

Mediur--  Way  Oil 

284-346 

A'urt/io  6 1 

Sketvio  20 

PE-1000-C 

220 

Heavy  Way  Oil 

9CIO-110C’ 

A'-Jft/lo  7  ' 

Seeivis  50 

■■yjA 

PE-700-0 

*'  J'J 

'J'i 

630- 

■'•turpni.  ■' 

Skeins  MP  40 

A  H .  d  4C 

PE- 1000-0 

j 

Mediurr'  Gear  Oil 

Xixf*  ’  OG 

3*'eS' JPt  oC 

jK  Gcai  X 

.ird'  Jl' 

PE-2150-0 

45'C 

‘  ■cr.y'.'  'Gear  Oil 

1726  2365 

r-C' ^ 

CjP  Gear  '40 

i:' '4c 

PE-31S-E 

63 

Light  Extrcme-Presrure  Gea'  Oil 

233-347 

NP 

GP  Gear  80 

PE-1500-E 

320 

Heavy  E/trerre-Pressuri  Ciiar  Oil 

1350-1550 

AfvesJuDe  86 

kfi 

HR 

PE-OG-G 

— 

Olirg-  Ope  Gear  SFieic  ' Cr.iec  Gears, 

HR 

P£-GPC-2 

- 

Gen  Purpose  E.P  LitTirurr.-Base  Grease 

NLGi  2 

Ainhex  MP  n2 

Gett/  itc 

GetF/  MPtP  712 

Pc-WG-2 

f-V;'iVtO-;rj'  1  DiS'jn'Pe  r.  r-  Grease 

Moly  EA 

'kj\i  EP 

M:,;,'  EP 

Plant 

ISO 

Viacoetty, 

Engineering 

Vi&coaity 

SUS  at 

Intc'-State 

Designation 

Grade 

Lubricant  T ype 

iOOF 

Oil  Co.,  Inc. 

Jet  Luba,  Inc. 

PE-150-A 

pc 

Lgh.i  InhibMed  Hydraultc  &  Gen.  Purpose 

135-165 

Resistal  EP  H-150 

M3 

PS-2 r -A 

•16 

Med.  Inh^ateo  riycraulic  &  Gen.  P'jrpose 

194-236 

Resistal  EP'+2i5 

M3 

Ffc-315-A 

d6 

Med  -Heavy  InhtMed  Hyd.  6  Geri.  Purpose 

284-346 

Reseiai  EP  +3i5 

:M3 

PE-70O-A 

150 

Heavy  Innibited  Hydra'jiic  S  Gen  Purpose 

630-770 

Resistai  EP  H-700 

NR 

PE-150-HP 

V. 

High-P't'ssire  1  Anti- Wear)  r+ydraui.c  Gi! 

135-165 

Hes'Siai  EP  H- 150 

NR 

PE-215-flP 

46 

nigh-Pressure  i  Artt-W^an  HydrauiK..  C-l 

194-236 

Hesisiai  FP  H  2 15 

rjR 

PE-315-HP 

63 

Hgr>-Pfessure  i  Ar'ii  vVe?g  Hylreuiic  Oii 

234-346 

Resistal  EP  h-3i£ 

rjP 

PE-FRH-1 

— 

F»B-Resistahl  Hyd  Fkjid/Synihelic 

M3 

NR 

PE-RW-2 

— 

Fire-Resisiani  Hyd  Fimd.rWater-GtyctJ 

NR 

NR 

PE-FRH-3 

— 

Fire-Res  Hyd.  Flud/ Water-Oil  Emulsion 

M3 

M3 

PE-32-B 

z 

■  cry  L.ghi  Scmcie  C'.  'Cver  6000  rpmi 

29-35 

Spircle  Gil  S-32 

HR 

PE-6C-3 

Ligi'i  SC'ir-rjlP  Oil  ■'6CC-600(,  rcrr.) 

54-66 

Spindle  Oil  S-60 

HR 

PE- 105-6 

t  2 

'Oirolu  G’ll  '  .  i  ■'  '.LOG  rz~ 

95-115 

Sdindle  Oil  S-  'C5 

7JR: 

PE-ISOt 

32 

Lcyii  Way  Oil 

135-165 

Way-Hyd  Lube  W-150 

M3 

PE-3i5-C 

56 

t/ledicm  Wa  y  O'l 

264-346 

'Way-Hyd  LL£)e  W-3l5 

‘F 

PE-100<K, 

220 

Heavy  Wav  ,;l 

900-1100 

Way-Hvd.  Lube  'W-iOOC 

NR 

PE-70(M) 

•E.. 

..jr*  .,.^r  ,, 

635  .'70 

G"*  H-  7QC 

'■IP. 

PE- 1000-0 

'.V-.'-j’-  j-.v  1' 

gOO-’iOiC 

:x:  GiIH-’!X)C 

HP. 

PE- 2 150-0 

46C 

^M,;r  .; 

'955-2365 

HO  5ii  h-2 1 50 

PE-315-E 

68 

Lght  Exireme-Rressure  Gear  i>l 

263-347 

Ind.  EPOii3l5 

M3 

PE-150GE 

320 

'leavy  Extreme-Pressure  Goar  O* 

1350-1650 

Ind.  EPOii  1500 

M3 

PE-OG-G 

- 

Hi'ig  7,00  jC.ar  oJiiyl'  ■ judrsi 

■-S  OulSKlt  Log  i  Geai 

jftur  G'^rd  vVLEi  GGj,'  :'G-fi 

PE-GPG-2 

-- 

Gen  Pjpose  E  P  Lithnm-Base  Grea-se 

kLa2 

1-S  Preierred  k®  Grease 

C6-2S  202 

PE-WG-2 

- 

MoM/ienijr'  [,.  ';,uifioe  t  F  Grea'v; 

1  S  ‘4oi/  EP  Grea.e 

2C2&  AF-5  ‘NLcil-OOO  '  2  3; 

QrapMt*  Products  Corp. 


QuHOUCorp. 


E.  F.  Houghton  A  Co. 


Imports)  Oil  A 
QrosooCo. 


Intomstlonal  Roflning  A 
MsnufKturIng  Co. 


NR 

Harmony  32 

HydroOrive  FP-150 

MoU}-Aloy601 

flMCOH-14 

tfl 

Harmony  46 

H^oRDrive  HP-200 

Molub-Aloy  602 

fiMCOHL-20 

MR 

Harmony  68 

Hvx*o-Dnve  HP-300 

Molub-Alloy  603 

RMCOHL-30 

NR 

Harmony  150 

Hydro-Dnve  HP-750 

Molub-Alloy  606 

FMCOHL-69 

NR 

Harmony  32  AW 

Hydro-Drive  HP- 150 

Tritxil  771 

IRMCOHL-15 

NR 

Harmony  46  AW 

HydroR>ive  HP-200 

Tribol  772 

iRMCOHL-21 

NR 

Harmony  68  AW 

Hydro-Drive  HP-300 

Triboi  773 

IRMCCHL-31 

NR 

6 

Houghto-Safe  1000  Senes' 

NR 

Mi 

NR 

FR  Fluid  G-200 

Hougfilo-Safe  620 

NR 

Mi 

NR 

FRFk»d 

Houghto-Safe  5000  Senes 

rnbol587 

Ifi 

GP-SO-#40 

NR 

NR 

NR 

NR 

GP-SO-#70 

Gulf  spin  10 

NR 

NR 

IRMCC  S-€ 

GP-SO-#100 

Gulfspin  22 

NR 

NR 

wa:cs-’C 

GP-MWO-305 

Harmony  32  AW 

HydroRDnve  HP-150 

MokJb- Alloy  MWO  10 

IRMCO  W  -15 

GP-MWO-1000 

Gultway  68 

NR 

Molub-Alloy  MWC  20 

IRMCO  wo; 

GP-MWO-1200 

Gulfway  220 

Sta-Put  3703 

Molub-Alloy  MWO  40 

IRMCC  W-10C 

SS-MGO-#80 

Harmony  150  or  1500 

NR 

Molub-Alloy  30 

IRMCC  ‘^L-7C 

S&MGO-#90 

Harmony  220 

MP  Gear  Oil  90 

MoluP-Ailoy  40 

IRMCO  nL  ■  ;  25“ 

SS-MGO-#140 

Haimony  460 

NR 

Molub-Alloy  494 

IRMCC  HL-;'5 

SS4^G080/90 

EPLubeHD68 

NR 

Molub-A,loy  804 

IRMCO  &2EP 

Mi 

EPLubeHD320 

NR 

MokjO-Alloy  690 

IRMCO  G6EP 

GP-OG  (MED) 

Premium  Lubcote  EP 

Tenac-M 

MduthAlloy  882  EP-H 

'vfl 

GP33 

Gulfaown  Grease  EP  #2 

Cosmolube  #2 

Molub-Alloy  777-2 

IRMCO  MP-2 

GP3 

Gulflex  Moly 

Hi-Temp  24003 

Molub-Ailov  777-2 

PMCO  Mcly-Temp 

Kondall  Roflning  Co. 


(Division  of  WKco 

Kent  Oil  Co. 

Keystone  Div. 

Lubrication 

Chsmicsl  Corp. ) 

(Moly  NRG) 

Pennwelt  Corp. 

Leehy-Wolf  Co. 

LubreSysteme 

Analysis,  Inc. 

Kenotl  R&O  AW-32 

Moly  Special  Duty  #10 

KL06 

Gold  Seal  Hydrol  W 

SHO  32  or  1GM  5W-20 

Hyd,  Oil  150 

Kenoil  R&O  AW-46 

Moly  Special  Duty  #15 

KLC-5 

Gold  Seal  Hydrol  W-H 

SHO  46  a  1GM  5W-20 

Hyd.  Oil  250 

Kenoil  R&O  AW-68 

Moly  Special  Duty  #20 

KLC4A 

Gold  Seal  Hydrol  S 

SHO  68 

Hyd.  Oil  300 

Ken-Tran  080 

Moly  Special  Duty  #40 

KLC-3 

Gold  Seal  Hydrol  400 

SHO  150 

Hyd.  Oil  700 

Kenoil  R&O  AW-32 

Moly  Hydro-Servoil  #303 

KLC-6 

Hydrol  Master  WHO 

SHO  32  or  MHO  lOW-30 

Hyd  Oil  AW  150 

Kenoil  R&O  AW^ 

Mciy  Hydro-Servoil  #304 

KLC-5 

Hydrol  Master  WHHD 

SHO  46  or  MHO  lOW-X 

Hyd  Oil  AW  250 

Kenoil  R&O  AW-68 

Moly  Hydro-Servoil  #305 

KLC4A 

Hydro!  Master  SHD 

SHO  68  Of  MHO  10W-30 

Hyd  Oil  AW  300 

NR 

Mi 

Mi 

Hydrol  Master  FR-S 

Mi 

NR 

Mi 

Mi 

'  NR 

Hydrol  Master  FR-G 

Mi 

FR-Otl  #3 

Mi 

FR  FluKHnven  Emulsion 

NR 

H^ol  Master  FR-FWE 

Mi 

NR 

NR 

Moly  Spindle  OiFExtra  Ligh 

t  Mi 

NR 

NR 

Spindle  Oil  32 

NR 

Moly  Spindle  Oil  Light 

NR 

Lubemaster  MAA 

SPL  10 

Spindle  Oil  60 

Kenoil  040 

Moly  Spindle  Oil  Medium 

Spindle  Oil  #4 

Lubemaster  MA 

sa22 

Spindle  Oil  too 

Kenod  945  EP 

Moly  Way  Od  #10 

Mi 

Tac  Master  EP  1000 

NR 

Way  Oil  150 

NR 

Moly  Way  Od  #20 

GP-20 

Tac  Master  EP  2000 

WAL68 

Way  Oil  300 

Kenod  985  EP 

Moly  Way  Od  #50 

GP-30 

Tac  Master  EP  5000 

WAL220 

Way  Oil  1000 

Ken-Tran  080 

Moly  Gear  Oil  #89 

KLC-3 

Gold  Seal  Hydrol  400 

SHO  150 

Gear  Oil  700 

All  Oil  Gear  Lube  85W-90 

Moly  Gear  Oil  90  or  89 

1790 

Gold  Seal  Hydrol  500 

SHO  220 

Gear  Oil  900 

All  Oil  Gear  Lube  140 

Moly  Gear  Oil  140  or  123 

1791 

Gold  Seal  H/drol  700 

MiG  85W-140 

Gear  Oil  14C 

Mi 

Moly  Gear  Od  RM  300 

Mi 

mdustnal  EP  2000 

Mi 

Gear  Oil  EP  300 

Three  Star  Gear  Lube 

Moly  Geer  Od  #123 

WG-1 

hdustnal  EP  6000 

1G0  80W-140 

Gear  Oil  EP  1300 

SR  12X 

Moly  Open  Gear  Mediurr 

426 

Metallc  Gear  Cote 

AOG 

Spray  Gear  Lube 

L426 

GP-2  or  7  Plus  2 

81EPLT 

Lilh  Master  200 

MMLEP2 

#2  Grease 

L-424 

7  Plus  2 

NR 

Lilh  Mofy  Master  200 

POL  EP2  or  EP2 

#2  Moly  Grease 

6 

crowie  ftjos  svaitM  r  tot/  ^ 

Svihetc  iircar^ts 

T 

AviMtM  r  rgngB  of  vvcontss 

«J  OrodUCa  'omtiilBO  tnxr 

>  'Ase  SKXM 

9 

vihouaGC  tvw 

ArfMtous  orodur.i  Duf  eraier  vAne 

D1  1 


PUNT  ENGmEERING'S  CHART  OP  INTERCHANGEABLE  LUBRICANTS 


Plant 

ISO 

Vlacoaity, 

Lubrtpiata  Ohr. 

Enginaarlng 

Vlacoaity 

SUSat 

Flak#  Brothara 

Daaignatlon 

Grada 

Lubricant  Typa 

100F 

Rafining  Co. 

PE-1S0-A 

32 

Light  Inhibited  Hydraulic  &  Gen  Purpose 

135-166 

F<W) 

PE-215-A 

46 

Med  Inhajited  Hydraulic  &  Gen  Pupose 

194-236 

HO-1 

PE-315-A 

68 

Med  -Heavy  Inhaxted  Hyd  &  Gen.  Pi/pose 

284-346 

HQ-2 

PE-700-A 

150 

Heavy  Inhibited  Hydraulic  &  Gen.  Pvipose 

630-770 

HQ3 

PE-15(HIP 

32 

Hign-Pressure  '  Anii-Weari  Hydraulic  Oil 

135-165 

HQO 

PE-215-HP 

46 

Hign-Pressure  ( Anti- Wean  Hydraulic  Oil 

194-236 

HO-1 

PE-315-HP 

68 

High-Pressure  i  Anii-Wear)  Hydraulic  Oil 

284-346 

HO-2 

PE-fRH-1 

— 

Rre-Resislanl  Hyd  Fluid /Synthetic 

NR 

PE-PRH-2 

— 

Fre-flesistant  Hyd.  FIukI/ Water-Glycol 

NR 

PE-FRK-3 

- 

Fre-fles  Hyd  FluKl/Water-Oil  Emulsion 

PE-32-6 

2 

Very  Light  Spindle  Oil  '  Over  6000  rpmi 

29-35 

PE-60-B 

■C 

Lignt  Spindle  Oi  ( 3600-61X0  rpm) 

54-66 

Nc  0 

PE-105-B 

22 

Spindle  Oil  ( Up  to  36X  rpn-.i 

9^1-5 

'Jc  • 

PE-150< 

32 

Light  Way  Oil 

135-165 

No  1 

PE-315-C 

66 

Medium  Way  Oil 

284-346 

No.  3-V 

PE-1000-C 

220 

Heavy  Way  Oil 

900-1100 

No.  4 

PE-700^) 

16C 

Light  Gear  Oil 

630  '-/C 

APG  3C 

PE- 1000-0 

22C 

Medium  Gear  Oil 

900  MX 

■■PG90 

PE-2150-0 

462- 

Heavy  Gear  Cn 

1935-2365 

APG  143 

PE-31 6-C 

68 

Light  Extreme-Pressure  Gear  04 

283-347 

APG  80 

PE-150OE 

320 

Heav-y  Extreme-Pressixe  Gear  04 

1350-1650 

APG  140 

PE-OG-G 

— 

Chng-’ype  Qi'ar  Shield  (Ope''  Gfarn 

Gear  Shield 

PE-GPG-2 

— 

ijan  Pixpose  E  P.  LiihiunvPase  Grease 

MGI2 

No  630-2 

PE-MG-2 

- 

Mc'/jclenum  OisuiWe  E  P  Grease 

LHcH-ithNC  2 

Plant 

ISO 

Vlacoaity, 

Enginaartng 

Vlacoaity 

SUS  at 

McGean-Rohco,  Inc. 

Daaignatlon 

Grada 

Lubricant  Type 

100  F 

Rohco  DIv. 

Metal  Lubricants  Co. 

PE-1S0-A 

3/ 

Light  Inhibited  H'/draulc  &  Gen,  Purpose 

135-165 

McEase  AW  'AL  Potymer  Oil  10 

Mellran  AW  405 

PE-215-A 

46 

Med,  Inhibited  .i-tydraulc  4  Gen.  Pixpose 

194-236 

f4c£ase  AW/AL  Polymer  Oii  10 

Meltran  AW  4i0 

PE-315-A 

68 

Med  -Heavy  iXibited  Hyd.  &  Gen,  Purpose 

284-346 

Mc£,.se  AW/AL  Pohymef  Oil  20 

Mellran  AW  420 

PE-700-A 

150 

Heavy  mhtdted  HycVaulic  &  Gen.  Purpose 

630-770 

f4c£ase  75W/90  Potymer  Oil 

Meltran  AW  440 

PE-150-HP 

32 

High-Pressur  :•  i  Anti-Wear)  Hydraulic  On 

135-165 

Mrtase  AW  AL  ^olymer  Oil  10 

Meltran  AW  405 

PE-215-HP 

46 

High-Pressure  ( Ann- Wear)  Hydraulic  Oii 

194-236 

McEase  A\A(  al  Polymer  OH  20 

Meltran  AW  4 1 0 

PE-315-HP 

68 

nKjh-Pressure  ( Ant; -Wear)  Hydraulic  Oil 

2e4-L'46 

McEase  AW.  AL  Polymer  OH  X 

Meltran  aw  4X 

PE-fRH-1 

— 

FireFlesistani  Hyd  t^lmd/ Synthetic 

rfi 

NR 

PE-PRH-2 

— 

Fireflesetant  Hyd  Fluid/Water-Glycol 

Meteyn  FR  2X 

PE-fRH-3 

- 

Fire-fles  Hyd  Fluid  Water -Oil  Ermisicin 

NR 

rft 

PE-32-e 

2 

very  Light  Spirdi®  O'l  'Over  60X  rpm) 

29-35 

McEase  AW/AL  Polymer  OH  1C 

NR 

P6-60-B 

•1^ 

cgni  Spindle  On  !  3600-60X  rpm) 

54-66 

McEase  AW/AL  Polymer  On  10 

Melspin  5 

PE-105-B 

Spindle  Oi!  1  Up  to  36X  rpmi 

90115 

McEase  AW/AL  Polymer  OH  1C 

Metspin  3 

PE-150-C 

32 

Ligh.t  Way  Oil 

135-166 

McEase  AW/AL  Polymer  04  10 

Meflac  WL-221 

PE-315-C 

d8 

t4edium  Way  OH 

284-346 

McEase  AW/AL  Potymer  0 

Meltac  WL-222 

PE-1000-C 

22C 

Hea'vy  Way  Oil 

90Oi:x 

McEase  75W/90  P'diy 

Meltac  WL-224 

PE-700^) 

■5C' 

s 

r 

_ 1 

630770 

‘/icEase  75W/90  Polymer  Gear  Oil 

Mellran  aw  440 

PE- 1000-0 

220 

Medium  Gear  Oil 

900-ilX 

t4cEase  80W  140  Polymer  Gear  CH 

Meltran  AW  4X 

PE-2150-0 

460 

Heavy  Gear  OH 

1935-2365 

NR 

Meltran  AW  480 

PE-315-E 

68 

Light  Extreme-Pressure  Gear  04 

283-347 

McEase  AW/AL  PcHymer  OH  X 

Melcoluoe  tOl-CP 

PE-ISOOE 

320 

Heavy  Extreme-Pressure  (Sear  04 

1250-1650 

McEase  80W/ 140  Potymer  04 

Melcolube  105-CF 

PE-OG-G 

- 

C'ing-Type  Gear  Shield  lOpen  Gears) 

NR 

NP 

PE-GPG-2 

- 

Gen  Purpose  E  P  Lithwm-ease  Grease 

NLGI2 

McEase  MC-2 

MelcoPM-2 

PE-MG-2 

- 

Moiytxlenum  Disulfide  E  P  Grease 

t-fi 

tW?lcomuly  '433 

I  t  'jr’ar 


’  *♦.»  Mr»r'  r)as^  m  w-jurk  j*  ••  !»»%  ^pohuhcr 
^  ijfc  outs«>  ’iCw  rfwo  /RUr/siN  fviQR  Out  .jforjmr  •RrjjrRnflris 


McCoHMwACo. 


Luacon  IndueMee  Corp. 

Mainpro,  Inc. 

Mantak 

A.  Margolla  t  Sona  Corp. 

(Unitad  Patrolaum  Corp.) 

Mydraluba32 

Ultra  Shield  5000-10 

MHY32 

Silogram  TP  100-16-7 

UrWliR&032 

Hydralube46 

MHY46 

Silogram  TP  100-20-7 

UnivlsR&0  46 

Hydralube68 

Ultra  Shield  5000-20 

MHY68 

Stogram  TP  10000-7 

UrmiR&OeS 

Hydralube  150 

Ultra  Shield  500000 

MHY150 

SiogramMP707 

UmvisR&O  150 

Hydralube  XD32  or  32AW 

Ultra  Shield  5000-10 

MHY32 

Silogram  TIP  100-15-^ 

Univis  Hyd,  AW  32 

Hydralube  XD46  or  46AW 

NR 

MHY46 

Silogram  TIP  100-20-7 

Univis  Hyd.  AW  46 

Hydralube  XD68  or  68AW 

Ultra  Shield  5000-20 

MHY68 

Silogram  TIP  100-30-7 

Univis  H^  AW  68 

UnisateSF 

r« 

NR 

MR 

NR 

Unsafe  40XD 

MR 

MR 

Silogram  FR  Fluid  200 

MR 

Unsate  WO 

NR 

M) 

Silogram  FR  Emulsion  FKjkJ 

MR 

ISOSaV30 

NR 

NR 

Silogram  LVS  35 

NR 

Hydralube  T-10 

NR 

MSP  10 

Silogram  LVS  60 

NR 

Hydralube  T-22 

NR 

MSP  22 

Silogram  LVS  100 

NR 

Wayl(iM32 

US  EP  Prreumatic  10 

NR 

Silogram  MP  157 

Way  Oil  32 

Waylube68 

US  EP  Pneumatic  20 

MWL66 

Silogram  MP  307 

Way  Oil  68 

Waylube220 

US  EP  Pneumatic  40 

MWL220 

Silogram  MP  907 

Way  Oil  220 

Hydralube  150 

TK-65  80/90 

MHY  150 

Silogram  MP  707 

Univis  AW  150 

Hydralube  220 

TK-65  85W/140 

MHY220 

Silogram  MP  907 

Univis  AW  220 

Hydralube  460 

TK-6S  140 

Manco  85W- 140 

Silogram  EP  Gear  140 

Univis  AW  460 

EP  Compound  68  TK-10020  NR  SUogram  EP  Gear  80  EP68GearComp 

EPCompouid320 _ TK-100  85W/140  Acclaim  80W-140 _ Silogram  EP  Gear  90 _ EP  320  Gear  Comp 


ALGOM-90 _ TK-100  140 _ NR _ aiogram  Moly  Cling _ NR _ 

Lithium  Grease  #2 _ Pro  Lube  600 _ SlamchEP2 _ Silogram  CetTtrafced  EP  2 _ MP  Lithium _ 

Moly  Grease  tt2  Pro  Luce  800  Manco  Moly  EP2  or  Elite  EP2  Sitogram  HD  MOLith  Moly  Poly  Lithium  Complex 


Metalworking 


Lubricants  Co. 

Mobil  Oil  Corp. 

Moroil  Corp. 

National  Chemtearch 

Niagara  Lubricant  Co.,  Inc. 

MellubeH-100 

Mobil  DTE  Oil  Light 

R&O100 

HLM32aSoiudize5W-20 

NlaV«R&032 

MetlubeH-200 

Mobi  DTE  01  Med. 

R&O200 

HLN-46  or  SoWize  5W-20 

Mia  Va  R&O  46 

MetlubeH-300 

Mobi  DTE  Oil  Mecmry 

R&O300 

HLM68 

Ma  Vb  R&O  68 

MetUMH-700 

Mobil  DTE  Oil  Extra  Heavy 

R&O750 

HN-150 

Ma  Vis  R&O  150 

Mettube  H-150AW 

Mobil  DTE  24 

AW/AL  100 

HLN-32  or  Enertex  10W-30 

Nia  Vis  R&O  AW  32 

Metiube  H-200AW 

Mobil  DTE  25 

AW/AL200 

HLN-46  Of  Enertex  lOW-30 

Nia  Vis  R&O  AW  46 

Mettube  H-300AW 

Mobil  DTE  26 

AW/AL  300 

HLN88  Of  Enertex  lOW-30 

Nia  Vis  R&O  AW  68 

MetsafeFR310 

Mobi  Pyrogatd  53 

SNP 

MR 

MR 

MetsafeFR200 

Nyvac  FR  200  Fluid 

MW 

MR 

NfcoHyrDlube446 

MetsafeFR 

Mobi  Pyrogard  D 

MR 

MR 

NR 

99C21 

Mobil  Vetocite  Oil  #3 

NR 

NR 

NR 

Metiube  MS 

Mobil  Velocite  Oil  #6 

Spindle  Oil  10 

aN  10 

aindol  10 

Metway  100 

Mobil  Velocite  Oil  #10 

Spindle  Oil  22 

aN  22 

Spindol  22 

Lubemet  150 

Mobi  Vactra  01  #1 

WavOi32 

MR 

Magara  WayhJbe  32 

Lubemet4868A 

Mobi  Vactra  Oi  #2 

Wav0i68 

WLN68 

Magara  Waytube  68 

Lubemet  4d68B 

Mobi  Vactra  Oi  #4 

Way  Oi  220 

WIN  220 

Negara  Waylube  220 

Lubemet  46220 

Mobil  DTE  Oil  Extra  Heavy 

Indlube  5-150 

HLN  150 

Aragain  150 

Lubemet  4622A 

Mobil  DTE  Oil  08 

Indlube  5-220 

HLN  220 

Aragain  220 

Lubemet  46220 

Mobil  DTE  Oil  HH 

Indlube  6^ 

Gearco  85W/140 

Aragain  460 

Lubemet  2EP 

Mobigeer626 

Inlube  1088 

MR 

Aragain  EP  68 

Lubemet  1500 

Mobigear632 

Mube  10320 

EIIVoenteoW-140 

AraganB>320 

NR 

Motxttac  A 

MR 

GEX 

Gear  Shield  Spec  X9277 

Lubemet  M1C21 

MobiuxEPa 

MR 

Lube  Plus  EP2  Of  Chem-A-Lube  NL  660  EP2 

TrKSardEPW 

NR 

NR 

Nh 

Lube  aieW  EP2 

EP  Poly  Moly  ®2 

‘  Stvft  mm  timm  r  lo/  mxmi  gnon  '  Syntatc  un-wm 

’  A  MHiii  r  nnga  «  mxmm  'll  Utrajxti  Icrnjiita  irar  ooMliyW*  glyaitwi  iiocm 

•  VKtxa  SO  gnam  ' '  tnymui  product  Out  xar  •oxen 
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PLANT  ENGINEERING’S  CHART  OF  INTERCHANGEABLE  LUBRICANTS 


Plant 

ISO 

Vlecostty, 

The 

Enginaaring 

Vlacoalty 

SUSat 

NonFluid 

North  Amartcan 

Ora-Luba 

Daaignatlon 

Gracia 

Lubricant  Type 

100  F 

Oil  Corp. 

Chamical  o1  Texaa 

Corp. 

PE-lflCM 

32 

Light  Intvbrted  Hydraulic  &  Gen.  Purpoee 

135-165 

1183 

PowvLiiwSIS 

00230 

PC-215^ 

46 

Med  Inlybited  H^ui:  &  Gen.  Put^nse 

194-236 

1184 

Pw«rLii»802 

00230 

PE^154 

68 

Med  -Heavy  Inhibited  Hyd.  &  Gen.  Purpose 

284-346 

1185 

Power  Lite  803 

00230 

PE-700A 

150 

Heavy  trtybited  Hydraulc  &  Gen.  Pupose 

630-770 

t« 

Power  Lite  807 

0023(MO 

PE-150-HP 

32 

High-Pressure  i  Anti- Wear!  Hydraulic  Oil 

t35-t65 

1183 

Power  Lube  8 ' 

J0230 

PE-215-HP 

46 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

194-236 

M84 

Power  Lube  3l. 

00230 

PE-315-HP 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

264-346 

1185 

Power  LuDe  303 

00230 

P&FRH-1 

— 

Rre-ftesstant  Hyd.  PluKl/Synlhelic 

m6F#68a 

Ruio  Power  FR-200 

00141 

PE^RH-2 

— 

Fire-flesislant  Hyd.  Flurd/Water-Glycol 

NR 

Rud  Power  GHF-20 

00265 

OBLCBU.^ 

— 

Frefies.  Hyd  Rud/ Water-Oil  ErUsion 

hF 

Rud  Power  1810 

PE-32-6 

2 

Very  Light  Spindle  On  I  Over  6000  rpni) 

OF  35 

\IP 

Precision  ’924 

0C227 

PE-60-B 

'C 

Light  Spindle  Oil  1 3600-6000  'pnj 

54-66 

3C0  HSSC 

Precision  1925 

OC-06 

PE-105-B 

22 

Spindle  Oil  I  Up  to  3600  rpm) 

95-115 

SP  Oil  C30 

Precision  1926 

00107 

pe-is(H: 

32 

Light  Way  Oil 

135-165 

Lite  Way  15 

00171 

PE-SIW 

66 

Medium  Way  Oil 

284-346 

NR 

Lube  Way  3G 

OC300 

PE-1000C 

220 

Heavy  Way  Oil 

900-1100 

Lite  Wey  90 

00301 

P6-700-0 

150 

Light  Gear  Oil 

630-770 

Gear  P'c  -4 

Gear  Guard  50 

00214 

PE-10000 

220 

Meoium  Gear  Cii 

9CiC‘-i:00 

Gear  Pro  **5 

Gear  Guaid  90 

00173 

PE-2150-0 

460 

Heavy  Gear  Oil 

1935-2365 

Gear  Pro  if7 

Gear  Guaro  200 

L0292 

PE-31« 

68 

Light  Extreme-Pressure  Gear  Oil 

283<}47 

Gear  Pro  #2/0^ 

Gear  Guard  30 

00214 

PE-150(V€ 

320 

Heavy  Extrame-Pressure  Gear  Oil 

1350-1650 

Gear  Pro  #6/EP 

Gear  Guard  130 

00292 

PE-OG-G 

- 

Cling- 1  ype  Gear  Shield  1  Open  Gears; 

B-576'MS 

Gear  Cling 

10'G4 

PE-OPO-2 

— 

Gen.  Purpose  E.P  L  ilhuTvaase  Grease 

NLQ2 

&60/EPV 

102603 

Pe-MG-2 

- 

MciyLdenum  DisuifidC'  £  ^  Grease 

Chen-Piex  2  ■  MS 

Omegaline  2L-M 

10269 

Plant 

Engineering 

Oaaignation 

ISO 

Vlacoalty 

Grade 

Lubricant  Type 

Viscosity, 
SUS  at 

100  F 

Pillsbury  Chemical 
&  Oil  Inc. 

Rock  Valley 

Oil  6  Chemical  Co.,  Inc. 

PE-1S<M 

32 

Light  Inhibrted  Hydraulic  &  Gan.  Rapooe 

136-165 

Power  Lube  815 

Trojan  150 

PE-21  >-A 

46 

Med  Inhtxted  Hydraulc  &  Gen.  Pupoee 

194-236 

Power  Lite  802 

Troian  200 

PE-315-A 

68 

Med.-Heavy  Witeed  Hyd.  &  Gen.  Pupoee 

284-346 

Power  Lube  803 

Troian  300 

PE-TOM 

150 

Heavy  Inhteed  Hydraiic  &  Gen.  Ripoae 

630-770 

Power  Lube  807 

Trcj»i750 

PE-150-HP 

32 

High-Pressure  ( Anti-Wear)  HyrJraulic  OH 

135-165 

Power  Lube  815 

Trojan  160-AW 

PE-215-HP 

46 

)iigh-P'essure  i  Anti-Wear)  Hydraulic  Oil 

194-236 

Power  Lube  802 

Troian  2 10- AW 

PE-315-HP 

68 

High-Pressure  i  Anti-Wear!  Hydraulic  OH 

284-346 

Power  Lube  803 

Trojan  3 15- AW 

PE-FRM-1 

— 

Fireflesistanl  Hyd.  Fiud/Synthetic 

FUd  Power  flFi-200 

OCLCQli-0 

F LI  ivr^ 

— 

FveFtesetanl  H^  Fiud/Walar-Glycol 

Fluid  Power  GhF-20 

FR  Hyd.  Rud  WG-200 

"E-FRH-3 

- 

Firefles  Hyd.  Rud /Water-Oil  EmiiBon 

Fluid  Power  1810 

Ml 

PE-32-3 

C 

C 

Vew  Lignt  Spindle  On  I  Over  6000  rpm) 

29-35 

Precision  1924 

Rock  spin  40 

PE-60-8 

’C 

Ligh'  Spindle  Oil  3600-€i900  rpm) 

54-66 

Precision  ’925 

Rockspin  60 

PE-105-B 

22 

SpirCle  OH  I  Up  to  'ibiOO  rpm) 

95-115 

Precision  1926 

Rockspin  100 

PE-ISOC 

32 

Light  Way  04 

135-166 

Lite  way  15 

Rockway  150-S 

Pe-315-C 

68 

Meciun  Way  Oil 

284<34e 

Lube  Way  30 

flockway  30(FS 

PC-1O0(VC 

220 

Heavy  Way  Oil 

900-1100 

Lite  Way  90 

flockway  lOOOG 

PE-700^) 

’50 

Lgh'  Gear  OH 

630-770 

Gear  Guard  60 

Trojan  750 

PE- 1000-0 

220 

'Hedium  Gear  Ch 

900- MOO 

Gear  Guaro  90 

Trojan  1000 

PE-2 150-0 

4f,0 

Heavy  (jear  Cn 

1935-2365 

Gear  Guard  200 

Trojan  2000 

PE^1S€ 

68 

Light  Extreme-Pressue  Gear  04 

28SS47 

Geer  Guard  30 

S>  Gear  Lube  &300 

PC-1SOO€ 

320 

Heavy  Extremfrfressure  Gear  04 

1350-1^ 

Geer  Guard  130 

EP  Gear  Lite  S-1600 

PE-OG-G 

- 

Cling-  type  Gear  Shield  ( Open  Gears) 

Gear  Cling 

Royal  Dnpiess  lOOC' 

PE-43PO-2 

- 

Gen  Pupose  E.P.  LilhuTvBaae  Grease 

MGi2 

Omegaline  2L 

Premium  UlhiLm  2 

PE-«iiG-2 

- 

"Ajiybdenum  DisuiMe  E  P  Grease 

Omegaline  21. -M 

Preniiurr,  Moly-Lith 

-^ir  «  tt 

T  •  ,vi^r  '.+  A*¥^s  vr-vjlv  'Hft'  r 

^■r’  ts  <  v:  -nt  xtrt.\r' 

•*.  "i*  -.y  ^ 


■«/  'iji  wJuaK  /  »»  WOS  JOpIlUHcr  WPTT**' 1'. 

*  si**  i*iRrt 'cct.rti*'# '.»nq»--  Jju;  "Ws  aooi*- 1?**' 

‘*  y^rtip  :«j*  ■•»  wijMCLitra'rt' -fQ^erv^”, 
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Pactr  Lubricant*,  Inc. 

Parr  Inc. 

Pennzoll  Products  Co. 

Phillips  Petroleum  Co, 

Thermal  T  32  ( 150) 

NR 

AW  32  Hyd.  Oi/Penreco  OH  32 

Magnus  Oil  32 

Thermal  T  46  (215) 

HydroilEP82X 

AW  46  Hyd.  OH/Penreco  Ot  46 

Magnus  OI 46 

Thermal  T  68  (315) 

H^oilEP83 

AW  68  Hyd,  Oil/Perreoi  Oil  68 

Magnus  CM  68 

Thermal  T  150  (  700) 

Hydro(IEP85 

AW  150  Hyd,  Od/Peryecxi  OI  150 

Magnus  CM  150 

Power  V  32  ( 150) 

Hydroil  AW  32 

AW  32  Hyd  Oil/Penreco  Oil  32 

Magnus  A  Oil  32 

Power  V  46  (215) 

Hydroil  AW  46 

AW  46  Hyd  Oil/  Penreco  Oil  46 

Magnus  A  On  46 

Power  V  68  (3l5) 

Hydroil  AW  68 

AW  68  Hyd  Oil/'Penreco  Oil  68 

Magnus  A  Oil  68 

NR 

NR 

MT 

NR 

NR 

M? 

NR 

NR 

NR 

hfl 

Maxmul  Hyd,  Ruid  FR 

NR 

NR 

NR 

NR 

NR 

Spindle  Oil  70 

NR 

NR 

NR 

Spindle  Oil  100 

NR 

AW  22  Hyd,  Oil  'Penreco  Oil  22 

M'jgt.uS  Oil  32 

Tru-SHde  150 

NR 

NF 

IF 

Tru-Slide300 

Way  Lubreant  UTS 

Tabicways  Lube  Mediun 

NR 

Tru^  1000 

882  Gear  Lube  SAE  90 

Tableways  Lube  Heavy 

NR 

(jQltex  AGMA  4EP 

NR 

AW  150  Hyd,  Oil/Penreco  Oil  150 

Magnus  Oil  "50 

(joltex  AGMA  SEP 

882  Gear  Lube  SAE  90 

AW  220  Hyd  Oil'Penreco  Oil  220 

Magnus  Oil  22i, 

Goltex  AGMA  7EP 

882  Gear  Lube  SAE  140 

AW  460  Hyd,  Oil/Penreco  Oil  460 

Hector  Oil  46C  ,  LCOOSi 

Golden  G  Gearoyl  AGMA  2EP 

Maxol  EP  Gear  Oil  68 

Philube  AP  GC'  SOW 

(jolden  G  (Searo^  AGMA  6EP 

882  Gear  Lube  90  or  140 

Maxol  EP  Gear  OK  320 

Philube  AP  GO  8SW-90 

NR 

Piastigear  X 

NR 

PhilSiik  0 1  Grcise 

Synlilm  LCX 

Lrlholube  EPVP  #2 

70/L  L'jbe/Pennlilh  EP  712  Lube/MP  705  Lube 

Philube  EP-2 

LitfvOMol 

Green  (Sold  Moiy  »2 

Molysulfide  704  Lube/TTM  302  Lube 

Fhiiuoe  MW  Grease 

_ 1 

Sentlral 


Henry  E.  Sanson  A  Sons,  Inc. 

Schaeffer  Manufacturing  Co. 

Seaboard  Industries,  Inc. 

Lubricants  Corp. 

Shell  Oil  Co. 

NoGum  Hyd.  CM  Light 

#112MoonMotyHTCSAE  10 

Supenof  R&0  32 

S-lOHyd.  Oil 

Turbo  32 

No-Gun  H^.  CM  #10 

#112  Micron  MolyHTC  SAE  10 

Superior  R&O  46 

S-10/20  Hyd.  CM 

Turbo  46 

NoGum  Hyd.  CM  #20 

#  112  Micron  MotyHTC  SAE  2C 

Superior  R&O  68 

S-10/20  Hyd.  CM 

Turt)o68 

NoGum  Hyd.  CM  #40 

#1 12  Mfcron  MolyHTC  SAE  40 

SqjenorR&O  150 

S-10/50M.P  CM 

Turbo  150 

AW  Hyd  Oil  150 

#112  Micron  Moty  HTC  SAE  10 

Superior  A/W  Hyd  32 

S- 10  Hyd  Oil 

Tellus  3? 

AW  Hyd  Oil  215 

#  1 12  MiCTon  Moly  HTC  SAE  10 

Superior  A/W  Hyd  46 

S- 10. '20  Hyd  Oil 

Tellus  46 

AW  Hyd  Oil  315 

#  1 12  Mcron  MolyHTC  SAE  20 

Superior  A/W  Hyd  68 

S- 10 '20  Hyd  Oil 

Tellus  68 

Hydra-Safe  PE  Senes' 

NR 

FF 

N.F  65 

FF 

Hydra-Safe  Standard  Glycol  Senes' 

fF 

FF 

N.F  650 

FF 

Hyrta-Mul  Premun  Emulsion  Senes' 

FF 

FF 

N.F.  750 

NR 

NR 

NR 

NR 

SPO'l" 

NoGum  Spindle  Oil  'vl 

fF 

Superior  Spindle  iC 

SPOLM 

NoGum  Spindle  Oil  #9 

#  1 19  White  Ind  Machine  Oil  5 

Superior  Spindle  22 

SPOM 

No-Gun  Hyd  Way  Lube  150 

#203  EP  Ind.  Mactvie  CM  10 

Superior  Waylube  32 

S-10 

IF 

NoOnp  Way  Lube  #297 

#203  EP  rid.  Machne  CM  20 

StFenor  Waylube  68 

S-10/50 

Tonna  68 

No-Ohp  Way  Lube  Heavy 

#203  EP  rid.  Machine  CM  50 

SiSMnor  Waylube  220 

S-50 

Tonna  220 

NoGum  Hyd  Cil  #40 

#209  Moly  Univ  Gear  Lube  80W-90 

Superior  EP  Compound  150 

S-75/80 

I'jrbc  ’50 

NoGum  Lube  Oil  550-P 

#209  Moly  Univ  (Sear  Lube  80W-90 

Superiof  EP  Compound  220 

S-90'140 

Turbo  220 

NoGum  (Sear  Oil  #2100 

#209  Moly  Univ  (Seat  Lube  140 

Superior  EP  Compound  460 

S-140 

Turbo  460 

No-Gun  EP  (Sear  Oil  #315 

#209  Moly  Untv.  Gear  Lube  80W-90 

Supenof  EP  Compoirid  68 

S-75/80  EP 

Omala  68 

NoGun  Lube  Oil  #1500-V 

#200  MoV  UtW.  Geer  Lube  80W-90 

Siiienor  EP  Compound  320 

90/140EP 

Omala  320 

No-Drip  TM 

#200  Moly  Slver  Streak  or  #224 

NR 

SOG 

Omala  H 

SynttakSie  #2 

#221  Moly  Ultra  800  EP  #2 

Superior  EP  (Srease  B-2 

Aivania  EP  2 

Syndralube  #2M 

#221  Moly  Ultra  800  or  #260  or  #248 

Superior  tvioly  Bento  Lube 

SLM-2 

Super  DuN 

^  Straqht  shu6cfi8<«  «i«r  *Ods  avaMbie  r  ^ou  viscosiTv  Uyicants 

Avjuia»  r  fing»  0*  vBco®*»s  "  ai  ororjjt.Mirnuiawo  iron' DoNafryiere  |v.a<  r»as<>  ..iu>- 

^  vanous  60  ^aoes  ’  v^yctous  oroduci  txn  watei  scAite 
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PUNT  ENQINEERINQ’S  CHART  Of  INTERCHANGEABLE  LUBRICANTS 


Plant 

ISO 

Vlacoalty, 

Englnaailng 

Vlacoalty 

SUSat 

Southweetam 

Daaignation 

Qrada 

Lubricant  Typa 

100  F 

Slegal  Oil  Co. 

Petroieum  Corp. 

Pt-16(M 

32 

Ul^  IrMbiM  HifUratAc  &  Gert.  Purpose 

136-165 

rrtonHyd.OI#15 

Swepoolnd.  01 702-1 

PE>21S^ 

46 

Med.  imtjilsd  Hychtlic  &  Gen.  Purfuee 

194-236 

Titon  Hyd.  01  #21 

Swepoo  Hd.  01 702-1 

PE^IS-A 

68 

Med. -Heavy  InNbited  Hyd  &  Gen.  Purpose 

284-346 

Titon  Hyd.  01  #31 

Svrapco  Ind.  Oi  702-2 

PE-70(M 

150 

Heavy  Inhbitad  Hyr^aulic  &  Gen.  Pupoee 

630-770 

Titon  Hyd.  01  #51 

Swepco  Ind.  Oi  702-4 

Pe-15MP 

32 

HigfT-Pressure  I  Anti-Wear)  Hyclraulic  Oi( 

135- 165 

Titon  AW  Hyd  Oil  Af  15 

Swepco  AW  Hyd.  Oil  704-10 

PE-215-HP 

46 

Hign-Pressure  i  Anii-Wearl  Hydraulic  Oil 

194-236 

Titon  AW  Hyd  Oil  #21 

Swepco  AW  Hyd.  Oil  704-10 

PE-315-HP 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

Titon  AW  Hyd  Oil  #31 

Swepco  AW  Hyd  Oil  704-20 

P&FRH-1 

Rrefleeatant  Hyd.  Ruid/Synlhetc 

NR 

pe-fm-2 

— 

Rreneoctant  Hyd.  Fluid/Waler-Glyool 

hf? 

OKJSOUm^ 

PL^  IV 1^ 

— 

Rreflee.  Hyd.  Flud/Waler-Oil  Ermision 

NR 

Swepco  PR  Hyd.  01 718 

PE-32-a 

2 

Very  Light  Spindle  Oil  (Over  6000  rpm) 

29-35 

NR 

NR 

PE-604 

-c 

Light  Spindle  Oil  ( 3600-6000  rpn) 

54-66 

NR 

NR 

PE-105-e 

22 

Spindle  Oil  (Up  to  3600  rpm) 

9SM5 

Tifon  AW  hyo  Oil  #15 

NP 

PE-160C 

32 

UglitWayOil 

135-165 

NR 

NF 

PE-31VC 

68 

Medium  Way  Oil 

284-346 

NR 

Swepco  Gear  Lube  201-80.'90 

PE-1000C 

220 

Heavy  Way  Oi 

900-1100 

NR 

Swepco  Gear  Lube  201/90 

PE-700-0 

150 

Light  Gear  Oil 

630-770 

Titon  MP  'Gear  Lube  #80 

Swepco  Gear  Luoe  20  i-30  9Ci 

PE-10000 

220 

Medium  Gear  Oil 

9001100 

T.too  MP  Gear  Luoe  #90 

Swepco  Gear  cube  201-90- 

PE-2 150-0 

460 

Heavy  Gear  Oil 

1935-2365 

Titnn  MP  Gear  Lube  #140 

Swepco  (Gear  Lube  201-140 

PE41K 

63 

Light  Extrerr»Prassure  Geer  01 

283-347 

Titon  MP  Gear  Lube  #80 

Swepco  Gear  Lube  201-80/90 

PE-15004 

320 

Heavy  Exlrarr»fresaure  Geer  01 

1350-1650 

■nton  LP  Geer  LiAie  #  140 

Swepco  Gear  Lube  201-90 

PE-OG-O 

- 

Ciing-Type  Gear  Shield  (Open  Gears) 

tiJR 

Sweoco  Outside  Gear  Lube  604 

PE-GPG-2 

— 

Gan.  Pupose  E.P.  UthurvBaas  Grease 

NLGI2 

Titon  Ptex  EP  #2 

KF 

PE-MG-2 

- 

Molytxlenum  Disulfide  E  P  Grease 

Titon  HD  Moly  Grease 

Swepco  Moly  Grease  ’01 

Plant 

ISO 

Standard  Oil  Co. 

Engineering 

Vlacoalty 

SUSat 

(Ohio) 

Synthetic  Oil  Corp. 

Dealgnetlon 

Grade 

Lubricant  Type 

100  F 

Boron  Oil  Co. 

of  America* 

PE-160-A 

32 

Ugm  htiibitad  Hydrauic  &  Gan.  Purpoaa 

135-165 

EneroolhL32 

SOC  Hyd.  135.3 

46 

Mad.  InhibAsd  Hydrauic  &  Gan.  (^J^poaa 

194-236 

Enar^HL46 

IF 

PE-315-A 

68 

Mad.-Haavy  Inhibitsd  Hyd.  &  Gen.  Purpoaa 

284846 

EriergotHL68 

NR 

PE-7CO-A 

150 

Mi  iVM  .1  t'l  ■iitr.r# 

630-770 

EnargoIHLP  150 

hF 

PE-1504P 

32 

High-Pressure  { Anti-Wear)  Hydraulic  Oil 

135-165 

E.nergol  HLP  32 

SCXG  Hyd  135  3 

PE-215-HP 

46 

High-Pressure  ( Anii-Weari  Hydraulic  Oil 

194-236 

Energol  HLP  46 

NR 

PE-315-HP 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

Energol  HLP  66 

NR 

PE4RH-1 

— 

Rra  neaiatant  Hyd.  FUd/SyrBMIc 

NR 

SOC  Hyd.  135.3 

PE-FRK-2 

Fire  neaiotont  Hyd.  Fkid/WMr-GlyccI 

hF 

PE-fRH-3 

— 

Ff»Re8.  Hyd.  ^/Watar-OI  EmuWon 

rF 

hF 

PE-32-e 

2 

Very  Light  Spindle  Oil  ( Over  6000  rpm) 

29-35 

E.nergol  HLP  2 

SOC  Artic  30 

PE404 

'0 

uighi  Spindle  Oil  '  3600-6000  rpmi 

54-66 

Energol  HLP  10 

NR 

PE-105-B 

22 

Spindle  Oil  { Up  to  3600  rpmi 

95-115 

Energol  HLP  22 

fF 

PE-1504 

32 

Light  Way  OI 

135-165 

Energol  HLP  32' 

SOC  Longhaii  1 136.3 

PE415-C 

68 

Medium  way  Oi 

284846 

Enargo(HP88C 

SOC  Lorx^  1 285.0 

PE-1000C 

220 

Heavy  Way  Oi 

900-1100 

unargol  IF-220C 

SOC  Longhaii  M  901.0 

pe-700-0 

'50 

L  ght  Gear  Oil 

650-770 

Energoi  HLP- i  50 

see  GO  3C 

PE- 10004 

220 

'Medium  Gear  Oil 

900-1100 

Energol  HLP-220 

SOC  GO  140 

PE-2150-0 

460 

Hea'/y  Gear  Oil 

1935-2365 

Energol  HLP-460 

SOC  GO  160 

PE41fr« 

68 

Light  Extreme  Praiaira  Gear  Oi 

288347 

GaarapdO 

SOC  GO  90 

PE-15004 

320 

Heavy  ExtamePraaiure  Gear  Oi 

1360-1660 

Gearepe0W-140i 

SOC  GO  140 

PE-OG-G 

- 

Cling-Type  Gear  Shield  (Open  (Gears) 

(Geareo  OG 

SOC  Cham  Drive 

PE-ORQ-a 

— 

Gan.  Pupoaa  EP.  UthurvBaM  Graaaa 

M.a2 

Baatino  GBrd-2 

SOCGraasel 

PE-4MG-2 

- 

Molybdenum  Disulfide  E.P  Grease 

Bearing  (Gard-2 

.ROC  Grease  II 

'•cornBnditjcr 

Dobs  x'  'scitbm  sddtivBi  ‘out:  r  « '  t'amuttBO  :c 

OBrirr-  ss  :orrrBiior  -'vOrs^JC  3*  amj  -#sv  Uxctr 
‘  'c  5S  jSBd  9C  VS  *nc  'C  vs  'r^yTnsrdsd 


^  Not  Itur  DBM  out  SnuBiS  '3r  SOOBCBtiOr  <»jjrsrT>ertS 

*  outvdB  iokAk  'irg*  out  n«sQ  sccscadot  ^sguismarts 
^  ^401  .TOly  grtBM  DU>  frCMOl  KAMMKf'  'SqjTSmBrts 
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St«-(.ub«,  Inc. 

Stewart'Wamer 

Corp. 

D.  A.  Stuart 

Oil  Co.  of  America 

Sun  Refining  & 
Marketing  Co. 

Superior 

Induetrlal 

Lubricants 

Sta4ubeGP0  32 

W.  Oil  #“0" 

Daaco  PS-15  Hyd.  Oil 

Sunvis916 

#1W2  Hyd.  R40  32 

Sta^.ube  GPO  46 

Ind  .  Oil#1 

Dasco  PS-20  Hyd.  Oil 

Sirvis921 

#13-46  Hyd.  R40  46 

Sta-Lube  GPO  68 

lnd.Oil#2 

Dasoo  PS-30  Hyd.  Oil 

Sunvis931 

#13«  Hyd.  R&O  68 

Sta-Lube  GPO  150 

HD  Hyd.  OH  #3 

Dasco  PS-70  Hyd.  Oi 

Suivis975 

#13-150  Hyd.  R&O  150 

Premium  Clear  20 1 

HD  Hyd  Oil  #"0" 

Dasco  PS- 15  Hyd  Oil 

Sunvis  706.  816WR 

SI 4-32  Hyd  R&C  AW32 

Premium  Clear  202 

HD  Hyd,  Oil#1 

Dasco  PS-20  Hyd.  Oil 

Sunvis  747,  821WR 

C 14-46  Hyd  R&C  AW  46 

Premium  Clear  203 

HD  Hyd.  Oil  ff2 

Dasco  PS-30  Hyd  Oil 

Sunvis  754  831WR 

Cl 4-68  Hyd.  R&O  AVr68 

NR 

Dasco  FR  420  Hyd.  Fluid 

NR 

#8061  FR  Synthetic  Rud 

NR 

Dasco  FR  201  Fluid 

NR 

#8060  FR  40  XD  Fluid 

hF 

Dasco  IR  Hyd.  Fluid 

Suisafe  450 

#8062  Invert  FR  Pud 

Moly  Sfiur  Spindle  Oil  X-Light 

NR 

Dasco  1473 

NR 

C80-5C-2  Supe'  Spm  2 

NR 

Spindle  Oil  "A” 

NR 

Solnus  £5 

C805C  Super  Som  iC 

Moly  Sbuf  Spindle  Oil  Medium 

Spindle  Oil  ' A” 

Astral  0045 

Sunvis  91  ’ 

C80-52  Super  Scin  22 

Moly  Shi/  ROW  150 

M=) 

Lubeway  1706 

#8-150  Slide-A-Way  32 

Moly  Shur  ROW  315 

NR 

Sluaco  7 140  Way  Lube 

Sun  Way  Lube  1 180 

#8-320  Slide-A-Way  68 

Moly  Shur  ROW  1000 

NR 

Stuaco  7 164  Way  Lube 

Sui  Way  Lube  1 190 

#0460  SMe-A-Way  220 

Clear  Shur  GO  150 

HD  Hyd.  Oil  #4 

Sluraco  7134 

Sunvis  975.  775 

c900’  Mineral  Gear  Ci 

Clear  Shur  GO  220 

HD  Gear  Oil  #5 

Sturaco  7135 

Sunvis  999.  790 

C9002  Mirierai  Gear  Ci. 

Clear  Shur  GO  460 

HD  Gear  Oil 

Stuaco  7137 

Sunvis  9112 

C90C3  Mrerai  Gear  O'l  'lea 

Moly  Shur  2EP  80W 

NR 

Sluaco  7132 

Sunep  1050 

#068  HD  Gear  Oi.  1 

Moly  Shu  6EP  940 

HD  Gear  Oil  #7 

Stuaco  7136 

Sunep  1090 

#0320  HD  Gear  Oii  320 

Moly  Shur  383  £P  OG 

Gear  Coating  "C" 

Sturaco  7 105 

Sunep  CompoufxJ  250  SP 

na!!3E!IIRIJ!SI3n!BnSfl9R9 

Clear  Shu  #2 

Lrtham 

tF 

Sui  Prestige  742  EP 

#8-012  EP  Lithiun  2  Grease 

Moly  Shur  BRB  «2 

NR 

NR 

Sunapiex  882  EPM 

50-0' '  Mpiy  L'ln  tP  c2  Grease 

Tech-Lube  Corp. 

Texaco  Inc. 

Taxes  Refinery  Corp. 

Tower  Oil  & 
Technology  Co. 

TrI-State  Industrial 
Lubricant*,  Inc. 

Ultrachem  lnc.» 

Ofl  Lean  10  LT 

Regal  Oil  R&O  32 

TRC  Hyd.  Oi  SAE  10 

Hydro!  CC 

Hydro-Flo  #15 

Chemlube207 

on  Leak  10 

Regal  Oil  R&O  46 

TRC  Hyd.  04  SAE  10 

Hydro!  D 

HydroFo#2 

Chemiube  217 

Off  Leak  20 

Regal  OH  R&O  66 

TRC  Hyd.  Oi  SAE  20 

HydfolEE 

HyttoFo  #3 

Ch0mlube2l7 

Off  Leak  10/50 

Regal  Oil  R&O  ISO 

TRC  Hyd.  OI  SAE  30 

Hydro!  F 

Hytto-Flo  #66 

Chemiube  751 

TW  10  LT 

Rando  Oil  HD  32 

TRC  Hyd.  Oil  SAE  10 

Hydroil  AW-3 

Hydro-FIc  AW- '5 

Rando  Oil  HO  46 

TRC  Hyd.  Oil  SAE  10 

hyoroii  AW4 

Hydro-Flp  AW-2 

TH2C 

Rando  Oil  HD  68 

TRC  hdy  Oil  SAE  20 

Hydroil  AW-5 

Hvdro-Flo  AW-3 

Chemiube  2 '7 

THTO 

Safetytex  46 

hF 

NR 

IF 

tF 

TH  150WS 

Hyd.  Safety  Rud  46 

hP 

FRFlud40 

Flo  Kod  AFH-AW 

NR 

THW 

FR  HydralUd  82 

IF 

Sato!  #22 

^F 

^F 

TS0  5 

NR 

NR 

Durol  A  A 

#30  Spindle 

NR 

TSO  ’0 

Spindura  Oil  10 

NR 

Duroi  A 

#60  Spindle 

NP 

ISO 

Spindura  Oil  32 

TRC  Spindle  Oil  SAE  5 

Durol  B 

#1  Spindle 

Chemspir.  22 

T  10  LT 

Rando  04  32' 

TRC  Hock  Dri  O1 10 

#15  Way  &  Gear  Lube 

Sta-Lube  #15 

hP 

T20 

Way  Lube  68 

TRC  #090  Van  Purpose  75 

#47  Way  Lube 

Sta-Lube  #3 

NP 

T90 

Way  Lube  220 

TRC  #090  Vart  Pupoee  00/90 

#95  Way  &  Gear  Lube 

Sta-Lube  #9 

NR 

T  75  80 

Regal  Oil  R&O  150 

TRC  #790  Sue  Univ  Gear  Lube  80 

Express  Gear  Lube  F 

Gearmate  #65 

Chemiube  85'W-9C 

T90 

Regal  Oil  R&O  220 

TRC  #790  Sue  Umv  Gear  Lube  90 

Express  ’Gear  uuDe  GH 

Gearmate  #9 

Cheniuoe 

T  140 

Regal  Oil  390 

TRC  #790  Sue  Umv  Gear  Lube  140 

Express  Gear  LuPe  J 

Gearmate  #2  ICC 

Chemiube  25C 

T20EP 

Meropa  66 

TRC  #090  Vari  Pupoee  75 

Express  Gear  Lube  EF 

Gearmate  EP  #3 

NR 

T90/140EP 

Merope  320 

TRC  #090  Vari  Pupoae  00/90 

Express  Gear  Lube  GH 

QaermateEP#1600 

Chemiube  250 

TGOG 

Crater  2X  Flurd 

TRC  Takilube 

Kotall 

Sta-LuOe  EP  #9 

Vischen  37? 

TG  Lithiun  EP2 

MultifakEP2 

GrezaIR 

a-es 

Vischem352 

TG  M2 

Molylex  EP  2 

TRC  Moly  EP 

Grezall  ME- 1 

GL68 

Vise  hem  35CM 

*  Cifiosofvite  «>«»  r  loi/  wsrovrv  gryies  ^ 

itiyicirts 

Avsttow  r  'vxjt 

c»icxcis ’or-viaw: '-T*  Oi!v0*i 

y  ‘•tse 

®  •'Rfvxis  SC 

AhryrJOuS  C#OdLtt  Jaj.  w8lW  SfJAJW 
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7\ANT  ENGWEERNG’S  CHART  OF  INTERCHANGEABLE  LUBRICANTS 


Ptant 

ISO 

Viacoaiiy, 

EfiginMrliiti 

VteciMlty 

SUSat 

OMlgnitlon 

Grad* 

Lubricant  Typ* 

100  F 

Union  Carbid*  Corp.*- 

PE-150^ 

32 

Light  Inhibited  HydraiAc  &  Gen.  Pupose 

135- 1« 

Ucon  LB-135XY-26 

PE-21S-A 

46 

Med.  InhMed  H^ukc  &  Gen.  Pijrix)se 

194-236 

Ucon  LB-170XY-26 

PE-315-A 

68 

Med.-Heavv  Inhbited  Hyd.  &  Gen.  Purpose 

284-346 

Ucon  LB-300XY-26 

PE<700>A 

150 

Heavy  Inhibited  Hydraulic  &  Gen.  Purpose 

630-770 

Ucon  LB-6S0XY-26 

PE-15<WIP 

32 

Hign-Pressure  ( AnD-Wear)  Hydraulic  Oil 

135-165 

Ucon  Hyd  Fluid  AW32''WS-34" 

PE-2154IP 

46 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

194-236 

Ucon  Hyd  Fluid  AW46 

PE-315^P 

68 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

Ucon  Hyd  Fluid  AW68 

PE-fRH-1 

— 

Frfrflesistant  Hyd.  Flud/Synthelic 

NR 

PE-FRH-2 

— 

Fire-flesistant  H^.  FkjKl/Water-Glycol 

Ucon  Hydrolube  00-746^ 

PE-FRH-3 

— 

Frefles.  Hyd.  Fluid/Water-Oil  Emulsion 

PE-32-6 

2 

Very  Light  Spindle  Oil  (Over  6000  rpm) 

29-35 

NR 

PE-60-B 

10 

Light  Spindle  Oil  ( 3600-6000  rpm) 

54-66 

NR 

PE-105-6 

22 

Spindle  Oil  ( Up  to  3600  rpm) 

95-115 

NR 

PE-15(>C 

32 

Light  Way  Oil 

135-165 

NR 

PE-315-C 

68 

Medun  Way  OI 

284-346 

NR 

PE-1000C 

220 

Heavy  Way  Oil 

900-1100 

NF 

PE-700-0 

150 

Light  Gear  Oil 

630-770 

Ucon  Gear LuPe  150 

PE-1000^) 

220 

Medium  Gear  Oil 

9001100 

Ucon  Gear  LuDe  220 

PE-2150-0 

460 

Heavy  Gear  Oil 

1935-2365 

'JconLB-'800XH-l 

PE-3l« 

68 

Ligyit  ExtremfrPresstie  Gear  04 

283-347 

Ucon  Gear  Lube  68  EP 

PE-1v  >E 

320 

Heavy  ExtremfrPressure  Gear  Oil 

13501650 

Ucon  (Gear  Lube  220EP 

PE-OG-G 

— 

Cling-Type  Gear  Shield  ( Open  Gears) 

NR 

PE-GPO-2 

— 

Gen  Pupose  E  P  LithiurrvSase  (Srease 

NLa2 

hF 

PE-MG-2 

— 

Moiytxlenum  Disulfide  E  P  G'ease 

NR 

Plant 

ISO 

Viecoelty, 

Engineering 

viscosity 

SUSat 

Designation 

Grade 

Lubricant  Typ* 

100  F 

West  Penn  Oil  Co.,  Inc. 

The  Whits  A  Begisy  Co. 

PE-150-A 

32 

Light  Inhijited  Hydraulic  &  Gen.  Pi/pose 

135-165 

W/PFBM-150 

W&B  Super  Hyd.  04 150 

P'-215-A 

46 

Med.  Inhibited  H^aulic  &  (Gen.  Purpose 

194-236 

W/P  l€M-200 

W&B  Super  Hyd.  04  225 

PE-315-A 

68 

Med.-Heavy  Inhibited  Hyd.  &  (Gen.  Pispose 

284^346 

W/PFeM<300 

W&B  Super  Hyd.  04  300 

PE-700-A 

150 

Heavy  Wifcited  Hydraulic  &  Gen.  Purpose 

630-770 

W/PHBIVF650 

W&B  Super  Hyd.  04  600 

PE-150-HP 

32 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

135-165 

W.'P  AWH-150 

W&B  Super  Hyd  Oil  150 

PE-215-HP 

46 

High-Pressure  ( Anti-Wear)  Hydraulic  Oil 

194-236 

W/P  AWH-200 

W&B  Super  Hyd  Oil  225 

PE-315-HP 

68 

riigh-Pressure  ( Anti-Wear)  Hydraulic  Oil 

284-346 

W.'P  AWH-300 

W&B  Super  Hyd  Oil  300 

PE-FRH-1 

— 

Fve-flesetanl  Hyd  Fluid /Synthetic 

IF 

hF 

PE-FRH-2 

— 

Fve-Resetant  Hyd.  Flud/Water-Glycol 

hF 

NR 

PE-FRHO 

— 

Fire-Res  Hyd.  Flud/Water-Oi  Emjsion 

hF 

NR 

PE-32-B 

? 

Very  Light  Spindle  Oil  ( Over  60(X)  rpm) 

29-35 

W/P  Westspin  #3 

W&B  Precision  Spindle  Oil  45 

PE-6<« 

■0 

Light  Spindle  Oil  ( 36(X>6(XX]  rpm) 

54-66 

W/P  Westspin  #6 

W&B  Universal  Spindle  Oil  60 

PE-105-B 

■  n 

cc 

Spindle  Oil  1  Up  to  36(X)  rpmi 

95-115 

W/P  Westspin  #10 

W&B  Universal  Spindle  Oil  100 

PE-150C 

32 

Light  Way  04 

135-165 

W/P  Pennway  Ughl 

W&B  Light  Hyd.  &  Way  Lube 

PE-315-C 

68 

Medium  Way  04 

284-346 

W/P  Pennway  Med. 

W&B  Med.  Way  Lube 

PE-1000-C 

220 

Heavy  Way  04 

900-1100 

W/P  Pemway  Heavy 

W&B  Heavy  Way  Lube 

PE-70(M) 

'5C 

^-ghi  Gear  Oil 

630-770 

W/P  Mineral  Gear  Lighi 

W&B  Hyaline  Oil  H 

PE-IOOO-O 

220 

Medium  Gear  Oil 

900-1100 

W/P  Mineral  (Gear  Med 

W&B  Hyaline  Oil  J 

PE-2150-0 

460 

Heavy  Gear  Oil 

1935-2365 

W/P  Mineral  (Gear  Heavy 

W&B  Hyaline  Oil  L 

PE-31S€ 

68 

Light  Extreme-Pressure  (Gear  04 

283<347 

W/PAPG80 

W&BEPGear04SAE80-W 

PE-1500E 

320 

Heavy  Extreme-Pressi/e  Gear  04 

1350-1650 

W/PAPG96 

W&B  EP  Geer  04  SAE  90 

PE-OG-G 

- 

Cling- Type  Gear  Shield  ( Open  Gears) 

W/POGS 

Oilzum  Open  Gear  Lube 

PEKSP6-2 

- 

(Gen.  Purpose  E.P.  LtthurvSase  (Grease 

MGf2 

W/PLj1h#2EP 

Odzurn  Multi-Purpose  Lube 

PE-MG-2 

— 

Moiytxlenum  Disulfide  E.P  Grease 

W/P  Moly  Lith  #2  EP 

Oilzum  Moly  Lube 

*  alhej^  r^v? 

!X(i  flrjtjaS  y  ipotrsoor  riytjtjrflmBnt; 

Jc«s  'y-'  ri  'locart 

rainr-  •»'  #’'cria(rr  Iri  ^nc  tgrtAr 
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Union  Oil  Co.  of  Colifomia  U.S.  industrial 


Western  Region 

Eastern  Region 

United  Refining  Co. 

Lubricants 

Viscosity  Oil  Co. 

Wallovsr  Oil  Co. 

TurtireOjl32 

Unax  RX  32 

Emblem  R&O  150 

Polymer  141 

PT0  32AZ 

Woco  TurtJfie  &  Hyd.  Oil  150 

Tufbre  Oil  46 

UhaxRX46 

EmblemR&0  200 

Polymer  141 

PT0  46AZ 

Woco  Tiitxne  and  Hyd  Oil  200 

Tuffeme  Oil  60 

Unax  RX  68 

Emblem  R&O  300 

Polymer  141 

PT0  68AZ 

Woco  Turtxne  &  Hyd,  Ql  300 

Turtjme  Oil  150 

Unax  RX  150 

Emblem  R&O  650 

Polymer  142 

PTO  150  AZ 

Woco  Turtxne  &  H^  04  7% 

Unax  AW  32 

Unax  AW  32 

Emblem  AW-160 

Polymer  14 1 

PTO  32  AZ 

Wof.oHyo  Oil  AW- 150 

Unax  AW  46 

Unax  AW  46 

Emblem  AW-200 

Polymer  141 

PTO  46  AZ 

Wccc  Hva  Oil  AW-20C! 

Unax  AW  68 

Unax  AW  68 

Emblem  AW-300 

Polymer  14! 

PTO  68  AZ 

Woco  Hya  Oi!  AW-300 

NR 

NR 

FR-2 

NR 

NR 

NR 

NR 

NR 

WGF  200/300 

NR 

NR 

FRRuKj 

FR  Fluid 

NR 

FR-WO 

NR 

NR 

NR 

NR 

NR 

Polymer  MG 

Vertex  40 

Wo-.csDir'  35 

NR 

NR 

Emblem  R&O  55 

Polymer  140 

S-6 

Woc.jSpir,  O" 

Turbine  Oil  22 

Unax  22 

Emblem  R&O  100 

Polymer  '40 

5  10 

WxoSDir 

Way  Oil  HD  32 

MR 

Errblem  Powerway  150 

Potymer  141 

VIsway  1 

Woco  AW3  - 1  jC 

Way  Oil  HD  68 

Way  04  HD  68 

Emblem  Pcwerway  350 

Polymer  142 

Visway  2 

Woco  AWT -300 

Way  Oil  HD  220 

Way  Oil  Kj  220 

Emblem  Powerway  900 

ua-9c 

Visway  4 

Woco  AWT- 'OX 

Unax  150 

Unax  150 

United  Premium  40 

USL-3C 

A'T:,  '50  AZ 

vVo: :  Peg  2-  ,■  //  ' ' 

Unax  220 

Unax  220 

Emblem  Mineral  Gear  90 

USL-9C 

PTO  220  AZ 

0  :e  ;■  2  ' 

Unax  460 

Urax  460 

Emblem  Mineral  Gear  '40 

USL  14C 

P'C  460 

N-Xw  Pe':  ,ie-  ' 

Extra  Duty  NL  2  EP 

Extra  Duly  M.  2  EP 

Emolem  APG80 

USL-30 

Rex  2EP 

Wxo  Er  Gee,'  Oil  20 

Extra  Duty  M.  6  EP 

Extra  Dufy  M.  6  EP 

Emblem  APG  95 

USL-90/ 140 

Rex  6  EP 

Woco  EP  Gear  Oi!  '05 

Gearite  Heavy 

Geante  Heavy 

Emblem  Open  Gear 

Cling- ’'dC 

OulS'Ce  Grd'  L'jb“ 

UnobaEP#2 

Unoba  EP  #2 

Emdube  302EP 

Poly- Temp 

EP  Litb  }}2 

Woco  EP  Littvum  Grea-.e  ^2 

Unoba  Moly  HO  ff2 

Unooa  Moly  HO  #2 

ErTTotuOe  292 

Moiy  X*0 

HD  ‘viCi'v  -2 

Whits  S  Baglay  of  Michigan,  Inc. 

Arthur  C.  Withrow  Co. 

Wylie  Lubricants 

CW  Petroleum  and 
Chemical,  Inc. 

0.  F  Zurn  Co. 

PenrvMar  Super  Hyd.  O1 150 

SLightLubeOi 

Turbinol  32 

Zimpreem  15A 

Peon-Mar  Super  Hyd.  Oi  225 

SMad.LubeOi 

Turbinol  46 

Zimpreem  21A 

Pern-Mar  Super  H^.  Oi  300 

SMecRtvy.LubeOi 

Turbinol  68 

Zunpreem  30A 

PemMar  Super  Hyd-  Oi  600 

S  ExSa  Heavy  Lube  Oi 

Turbinol  150 

Ziinpreem  70A 

Penn-Mar  Super  Hyd  Oil  '  50 

H  Light  AW  Hyd  Oil 

Turbinol- AW  32 

Zurnpreem  15A 

Pern-Mar  Super  Hyd.  Oil  225 

H  Med  AW  Hyd  Oil 

Turbinol-AW'  46 

Zurnpreem  2' A 

Penn-Mar  Super  Hyd  Oil  300 

H  Meo-Hvy  AW  Hyd  'Oil 

Turbinol- AW  68 

Zurnpreem.  3CA 

Ml 

Mt 

TuJbincl-FR  Fluid 

M^ 

NR 

WMhtdw  841  Safety  Hyd.  Fiud 

Turbnol-FR-G  Fluid 

NR 

NR 

NR 

Turbino<-FFI-€  Fluid 

NR 

Penn-Mar  R&O  Spindle  Oil  45 

NP 

Nf- 

Zurnpreem  3A 

Penn-Mar  R&O  Spindle  Oil  60 

H60  AW  Hyd  Oil 

Turbinol-S  10 

Zurnpreem  6A 

Penn-Mar  R&O  Spindle  Oil  1X 

H  Light  AW  Hyd.  O'l 

Turomol-S  22 

Zurnpreem  lOA 

PenrvMar  Ught  Hyd.  &  Way  Liiw 

Mtvow  625-150  Way  Oi 

Tufbinol-Way  32 

Zlti  Waylube  15 

Pern-Mar  Med.  Way  Lube 

mvow62&300WayOI 

Turbinol- Way  68 

Zurn  Waylube  80 

PemMar  Heavy  way  Lube 

WHfvoweZS^WayOi 

Turbinol- Way  220 

Zum  Waylube  90 

Penn-Mar  EP  Gear  Oil  »2 

Withrow  EP-4  Gear  Oil 

'I'urbinol-Gear  '50 

Zurnpreem  70A 

Dan-lube  K 

Withrow  EP-5  Gear  Oil 

furbinol-Gear  220 

Zurnpreem  95  A 

Penn-Mar  EP  Gear  Oil  #4 

AP  Gear  Oil  SAE  14C 

Turbmol-Gear  46C 

Zurnpreem  140  A 

PSmMvB>Qetf  Oi#1 

Mi 

TurbinoMjear  EP  68 

Zum  S’  Lube  68 

PanrvMtf  EP  Gear  Oi  «3 

APGearOISAESO 

Turbinol-Gear  EP  320 

Zum  EP  Lube  320 

Pern-Mar  Open  Gear  Shield  800 

NF 

Turbinol  Open  Gear  G 

Zurn  Open  Gear  LuDe 

PsmMar  Kota  Z- 1 120-2 

UtwnEP  #2  Grease 

Turbinol  EP  2  Grease 

Zum  VC  #2  EP  Creese 

PemMar  Kole  Z- 1420-2 

Moly-Oee  Multi-Purpose  Grease 

Turbinol  SD  Grease 

Zurn  MD  4;2-Molv  Grease 

^  Staigfd  o^oao^aw  avattcn*  r 'm  A'scosrty  grades 

'  *  laaWa  r  'vtga  oi  ^«co»Ms 
*  vinous  CO  gridK 


^  jyoJhPfr.  Iii3nr.4nts 

Ai  produJs  'Ofnxiaieo  ‘'csn  fwM*  fltrti  -/rn*  oav  'j’oos 
ArwtoiA  [X'lOut:  nu* 
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AGMA  LUBRICATION  SPECIFICATIONS 
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Table  El.  Viscosity  ranges  for  AGMA  lubricants 


<  K  — 
0)  u- 
w  w  o 
O  V) 
>o 

V>  O 
V  *- 
•—  u 
w  a> 

-  e  « 

i- 

0  0  3 

u  w  C/) 

(/)  C/) 


A 

3 


X3 
CC  D 
O)  — 

a> 

< 
Cl  X 
u-  O 
< 


CM  eg  r>»-  CO 

CM  po  nO  O' 
inN^Oin»-'OPocyo 
rocr*— 

rMPninf**»»-r-cMPOirj 

.nerr^^temc^A^- 

O'00^CM^fp>»— mp«- 
r-CMa’NOO'PPtO'co^ 

▼“  *-  CM 


o.Q-a.o.Q.o.CLa. 


CMfOiTir>sor**-flO« 


<N| 

0) 

<Q 


O 

cO 


D 

O’ 


vOCOOOOOJOOC 
oscoi/^rNj'wsocoo 
^  CM  po  «r  'O  o 


O'  o 
c  o 


OCSi 

^  e 
</)  e 


>0  eo  O 

I  •  O  M’^  Cm  CM  no  eo  »— 

O^f-MSOO^OO  « 
fcnr»»»“^CMP^u^rv.^ 

■ocMOincoao^rcMO 
•  •  CTN  ro  O'  CO  *-  ♦-  o 

^^Csi0>00' 

O  NO 


o  • 
o 

L.  Z 

<x> 

o  c 

« 

•D  U 
0,  ._ 
w  t- 
-  3 
^  D 

£ 

c  < 
X 

o 

o  < 

oU 

(X 


•-  Cm  3- 


iniiAi 

a  Q.  a 
e  E  E 

o  o  o 

o  o  o 

< 

fcpt  sO  eo  CO 


c 

o 

o 

c 


u 

< 


o 

c 

C 

•4-1 

c 

3 

o 

o 

M- 

r— 

ro 

CM 

(. 

> 

m 

O 

c 

> 

o 

01 

03 

00 

< 

>« 

</> 

CQ 

0) 

1. 

X 

*. 

03 

o 

QO  t. 

L 

to 

■4.2 

cr  03 

> 

< 

3 

u 

4J 

4-> 

ro  3 

u 

o 

•— 

«: 

£ 

4.J 

o  u 

4^ 

(A 

00  o 

3 

c 

C 

w 

w« 

3 

<C 

o 

t/i 

c 
•o  <0 

X 

o 

o 

t-  fi 

L. 

t/) 

1_ 

<t5 

CO 

o 

<Q 

3  03 

03 

JC 

T3 

C  > 

o 

4-> 

C 

<D  •— 

• 

CO 

W  C 

c 

o 

4i.> 

O)  ^ 

^■— 

<0 

to 

••— 

o 

—  L. 

<p 

•  «•- 

O  <0 

u 

m 

(/> 

C  03 

p% 

0) 

u 

•«— 

O  O' 

4^ 

E 

••p- 

•  •• 

4P> 

< 

•  — • 

4~f  03 

CO 

c 

L, 

«J  jC 

<•> 

« 

a> 

cc 

c  w 

0) 

■o 

u 

u 

03 

o 

4»  >, 

> 

w  A 

v> 

o 

c 

03 

L. 

<0 

-*  o 

£ 

o 

L. 

o 

0) 

u 


o 

«'£  O 
<N  C 
CM  C  4> 

o  o  e 

CM  —  B 
4-»  O 
X  <c  u 


c: 

3^ 

(/> 

U 

o 


c 

t—  U  0)  >> 

05 

0) 

to  •—  i-  4-» 

O 

.c 

<  W  *4.3 

V- 

—  C  ^  «3 

u 

£  t/)  <D  K  w 

c 

•— 

to  £  O' 

Uj 

•— 

to  «0  >  *—  41^ 

s 

4.*  —  C 

p— 

C  o  t.  03 

(0 

0) 

<0  ^  03  O 

•— 

Lp 

O  >,  C  X> 

L, 

0) 

—  4-»  o  e  03 

4-3 

1.  —  o. 

05 

s 

.O  to  ”3  > 

3 

3 

3  O  03  o  O 

C 

— 3  U  t/)  z  f- 

C 

<0  3 

M- 

4-) 

T3  —  ro 

c 

—  >  03  CM 

W 

«D 

3  J3  O  .C 

o 

U 

—  O  •  W 

CO  "O  •“  — 

c 

t. 

—  —  M-V  > 

o 

.Q 

—  3  CM 

— 

3 

(0.0  *D 

4-3 

—  £  <  03 

(C 

t-  lo  lO  X  *o 

u 

< 

4-3  .M  O  C 

— 

z 

to  c  05  <  3 

t. 

(J 

3  (t:  4-»  O 

X5 

< 

"O  O  C  T?  O. 

3 

C  -  O  C  E 

«J 

t. 

^  C-  U  <0  o 

1 

c 

.o  —  u 

-  1 

w 

t-  3  L.  (S 

•a- 

O  — 3  ^  rN^  03 

o 

VJ 

M-  3  O'  C- 

• 

a: 

*0  —  <D 

o  1 

O' 

E 

tn 

c 

^3  3  o;  >v  Q. 

Cm 

<0 

M-3  cr  u  (D  E 

to  -  3  X  O 

< 

>k— 3  05 

X 

> 

to  to  - 

o 

4^ 

—  03  PO  "O 

<  • 

•  — 

■  >  <TJ  t-  O  03 

to 

4-»  •—  Q.  .  jC 

*3 

O 

-  t-  Ot- 

u 

O' 

u 

(0  4--  03  iTN  (0 

*0 

to 

O  (0  E  Cm  E 

■o 

•  — 

U  3  03 

c 

• 

> 

05  XJ  t-  <  Oi 

(C 

(0 

>^^5“ 

:  I  uj  <  o 


Z  »“iCMiroi£ri*ni 


to 


B  o 
o  u 

L.  — 
U.  > 


K2 


Table  E2 


AGMA  lubricant  nunber  recommendations  for 
enclosed  helical,  herringbone,  straight  bevel, 
spiral  bevel,  and  spur  gear  drives 


AGMA  lubricant  No.  2/3/ 

Low- speed  center  distance  Ambient  temp  0/ 


-10-+10  °C 

O 

UT 

o 

o 

O 

Type  of  unit  y 

(Size  of  unit) 

(15-50  "F)  5/ 

(50-125  "F) 

Parallel  shaft 

(single  reduction) 

2-3 

3-4 

Up  to  200  mm 

(to  8  in. )  6/ 

Over  200  mm  up  to  500 

mm 

(8  to  20  in)  6/ 

2-3 

4-5 

Over  500  am 

(Over  20  in) 

3-4 

4-5 

Parallel  shaft 

(Double  reduction) 

Up  to  200  mm 

(To  8  ill)  6/ 

2-3 

3-4 

Over  200  mm 

(Over  8  inj 

3-4 

4-5 

Parallel  shaft 

(Triple  reduction) 

Up  to  200  mm 

(To  b  in) 

2-3 

3-4 

Over  200  mm,  up  to  500 

ffiOl 

(8  to  20  in)  6/ 

3-4 

4-5 

Over  500  am 

(Over  20  in)  S/ 

4-5 

5-6 

Planetary  gear  units 

(Housing  diameter) 

Up  to  400  mm 

(To  16  in)  OD 

2-3 

3-4 

Over  400  mm 

(Over  16  in)  OD 

3-4 

4-5 

Straight  or  spiral  bevel 

gear  units 

Cone  distance  up  to 

300  mm 

(T.  12  in)  6/ 

2-3 

4-5 

Cone  distance  over  300 

mm 

(Over  12  inT  6/ 

3-4 

5-6 

Gear  motors  and  shaft- 

mounted  units 

2-3 

4-5 

Highspeed  units  7/ 

1 

2 

2/  Drives  incorporating  overrunning  clutches  as  backstopping  devices  should  be 
referred  to  the  gear  drive  manufacturer  as  certain  types  of  lubricants  may 
adversely  affect  clutch  performance. 

2/  Ranges  are  provided  to  allow  for  variations  in  operating  conditions  such  as 
surface  finish,  temperature  rise,  loading,  speed,  etc. 

3/  AGMA  viscosity  number  recommendations  listed  above  refer  to  R&O  gear  oils 
shown  in  table  2,  EP  gear  lubricants  in  the  corresponding  viscosity  grades  may 
be  substituted  where  deemed  necessary  by  the  gear  drive  manufacturer. 

4/  For  ambient  temperatures  outside  the  ranges  shown,  consult  the  gear 
manufacturer.  Some  synthetic  oils  have  been  used  successfully  for  high-  or 
1 ow- temperature  applications. 

5/  Pour  point  of  lubricant  selected  she  Id  be  at  least  5  °C  lower  than  the 
expected  minimum  ambient  starting  temperature.  If  the  ambient  starting 
temperature  approaches  lubricant  pour  point,  oil  sumo  heaters  may  be  required  to 
facilitate  starting  and  ensure  proper  lubrication. 

6/  Inch  unit  as  shewn  are  approximations. 

7/  High-speed  units  are  those  operating  at  speeds  above  3,600  rpm  or  pitch  line 
velocities  above  25  m/s  (5,000  fpm)  or  both.  Refer  to  Standard  AGMA  421, 
Practice  for  High  Speed  Helical  and  Herringbone  Gear  Units,  for  detailed 
lubrication  recommendations. 

From  Standard  AGMA  250.04,  Lubrication  of  Industrial  Enclosed  Gear  Drives. 
American  Gear  Manufacturers  Association,  Arlington,  Virginia,  1974. 
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Viscosity  ranges  for  ACMA  open  gear  lubricants 
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Recommended  AGMA  lubricants  (tor  cunt . numis  methods  of  application) 


L. 

<0 


a. 

UJ  9-tCv 


O 

o  4->  a»  >1 

(/}  </)  </)  c  w  I 

r  w  c  .  3  —  c 

O  C  «  W  O  V)  0)  t 

3  —  3  fc-  3  fc-  3  ' 

C  «/)  O’  (9  C  O)  O  < 

..  k.  0)  W  —  >  4 

W  O;  C  U)  «-<  4)  U  < 

C  >W-  Ct-W- 

O  V  o 

o  q:  u 


3  0) 

4-»  J3  ^ 

<9  C  *-l 
L.  4) 

«  t-  — 
«/) 

S  (9  3 
4)  U.  *<- 
4-»  </) 

— 

^  4»  4> 
C  V  CJ 
4)  k. 

-  o 

^  V 

■  -9 


c 

mm. 

(9 

(9 

o 

«0 

•— 

ac 

3 

• 

to 

(0 

£ 

u 

0) 

o 

» 

a 

£ 

3. 

o 

■o 

3 

3 

(0 

O 

Ck 

a. 

a 

4iJ 

B 

3 

3 

< 

O 

a 

4» 

Ck 

o 

ku 

• 

• 

4> 

c 

0. 

tn 

re 

o 

bJ 

4-> 

w 

O' 

to 

c 

L. 

3 

(b 

O 

(. 

(0 

B 

(J 

o 

•«— 

O 

'Ji 

U 

r- 

O' 

c 

K 

X 

o 

3 

re 

re 

«o 

lO 

c 

to 

3 

3 

M 

o 

(0 

4^ 

tO 

•O 

x: 

•• 

re 

re 

(/) 

c 

» 

B 

B 

o 

— 

(/) 

•m- 

w 

o 

c 

(0 

4> 

«» 

•— 

<0 

u 

X 

u 

-• 

u 

re 

re 

k. 

i- 

jO 

w 

w 

X) 

3 

re 

re 

3 

•«» 

3» 

C 

• 

— 

U 

o 

6 

» 

<9 

o 

4> 

4) 

c 

C 

CN» 

<N 

O* 

(0 

c 

k/>  tA 

c 

m 

£  *3  ^ 

*.» 

c 

u 

C 

c 

V 

re 

re 

(. 

> 

w 

4) 

o 

fN< 

fvj 

w 

a» 

ro 

4> 

c 

•w' 

k. 

4> 

o 

JZ 

— • 

1^ 

4) 

4-> 

e 

0 

> 

c 

O 

w 

re 

in  in 

o 

> 

CNJ 

CS< 

<9 

re 

■3 

w 

• 

c 

0.0 

3 

V 

(0 

4> 

c 

C 

u 

"3 

re 

re 

i/y 

(9 

u 

C 

<U 

V 

re 

o 

o 

o 

» 

O' 

o 

w 

(/) 

Ov 

K- 

c 

c 

c 

c 

c 

re 

V 

re 

o 

4> 

u 

re 

re 

••• 

4^ 

X 

» 

» 

w 

C9 

w 

k. 

w 

(9 

L. 

A 

re 

re 

O 

0? 

X 

3 

id  X3 

c 

o. 

u 

4> 

o 

(D 

(0 

(/) 

B 

O  w 

c 

c 

fl 

4> 

k. 

O 

•V 

O 

£ 

a 

re 

re 

U 

a. 

c 

B 

B 

4» 

^9 

o 

re 

re 

L. 

W 

•  m. 

u 

k. 

o 

<0 

*.> 

L, 

re 

re 

re 

4> 

*3 

> 

* 

k. 

u 

4> 

*>( 

3 

3 

3 

3 

S 

k. 

(J 

4>l 

3 

k. 

c 

re 

k. 

re 

re 

C 

V 

••• 

k. 

k. 

k. 

u 

3 

U 

re 

re 

>• 

V 

•• 

Q. 

Q. 

a. 

w 

u 

> 

S 

1. 

B 

E 

— 

a 

4> 

re 

V 

re 

to 

c 

w 

a.  «-> 

w 

O 

to 

•• 

5 

u 

•w 

4«* 

k. 

4iJ 

(/> 

4> 

c 

Q, 

c 

c 

— 

a. 

L. 

4> 

re 

re 

> 

UJ 

3 

— 

U 

— 

— * 

^  O  A  ^ 

«9  ■  w  ■  e 

fc.  eo  a  (9 

0)  t/i 

Q.  c  *■>  c  c 

•  4)  ^  4)  QJ 

0)  £  C  £  £ 

»-  3  3  »  5 


•“ICN^l  mioi 


E6 


Table  E6 


Recommended  ACHA  lubricants  (tor  intermittent  methods  of 
application  limited  to  1500  ft/min  (8  a/sec)  pitch  line  velocity  1/ 


Mechanical  spray  systems  3/ 


Ambient  temperature  in 
degrees  Fahrenheit 
(Celsius)  2/ 

EP 

lubricant 

Residual 
compound  4/ 

Gravity  feed  for 
forced  drop  method 
using  EP  lubricant 

15  to  60  (-9  to  16) 

- 

14R 

- 

40  to  100  (4  to  38) 

12  EP 

15R 

12  EP 

70  to  125  (21  to  52) 

13  EP 

15R 

13  EP 

NOTE:  AGMA  viscosity  number  recommendations  listed  above  refer  to  gear  oils  shown  in  Appendix  4. 

V  Feeder  must  be  capable  of  handling  lubricant  selected. 

2/  Ambient  temperature  is  temperature  in  vicinity  of  the  gears. 

3/  Greases  are  sometimes  used  in  mechanical  spray  system  to  lubricate  open  gearing.  A  general 
purpose  EP  grease  of  number  1  consistency  (NGLl)  is  preferred.  Consult  gear  manufacturers  and  spray 
svstem  manufacture  before  proceeding. 

4/  Diluents  must  be  used  to  facilitate  flow  through  applicators. 

From  Standard  AGMA  251.02,  Lubriction  of  Industrial  Open  Gearing,  American  Gear  Manufacturers 
Association,  Arlington,  VA,  November  1974, 
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